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Approximately 50 items of Bow porcelain, some of documentary origin, from private and major public 
collections were subjected to micro-analytical techniques and from these analyses the theoretical recipe 
used in each ease was calculated. Three published recipes pertaining to Bow paste compositions are also 
noted (the 1744 and 1749 patents and the Josiah Wedgwood formulation of 1759) and all three are exam¬ 
ined in the light of these analyses. Based on the calculated paste compositions derived from analysis, three 
major groups of Bow wares arc recognised, namely a hard-paste Si-AI-Ca body with an associated Si-AI- 
Ca glaze (Bow first patent wares or W-marked period c. 1743 - 1745), a soft-paste, bone ash body with a 
Si-Pb glaze (Bow second patent bone ash wares c. 1746 - 1774), and a magnesian (steatitic) body (c. mid 
1740s). Five recipe classes and a high-lead subgroup are recognised for Bow second patent wares and these 
changes in paste types are placed in a chronological order and linked to physical attributes of these porce¬ 
lain wares (body, glaze, weight, hardness, and transluccncy). A comprehensive classification from the col¬ 
lectors and museum curator’s viewpoint is presented and it is proposed that the contribution to porcelain 
development in the English-speaking world by the Bow proprietors has been significantly underestimated. 
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On the other hand, scientific books on ceramics do not appear to be in great demand 
in England; their list is, singidarly short (Solon, 1910) 


STUDIES of English porcelains over the last ten to 
twenty years, show a divergence or dichotomy in 
their approach. The traditional methods of ceramic 
research in developing a coherent chronology of fac¬ 
tory output have comprised connoisseurship and ar¬ 
tistic scholarship, as for example employed by Tait 
(1959) in his study on Bow second patent wares and 
by Spero (2003) for Vauxhall. Mallet (1994: 240) 
commenting in connection with the £ A’-markcd 
group of porcelains states that, 

Paste, glaze, shape and deeoration must remain 
the criteria for identifying pieces of our group, 
though it must be recalled that fairly wide varia¬ 
tions arc encountered both in colour of paste 
(from greyish to a passably clean white) and in 
appearanee of glaze (from waxy and matt to 
shiny and wet-looking). 

Yet on the other hand science has played an in¬ 
creasing role in our understanding of ceramic wares. 
Examples of the importance of objective scientific 
input include constraints as to the identity of unattrib¬ 
uted or unprovcnanccd artefacts (Owen, 2001 a; Ram¬ 
say et al., 2003), die kiln-firing of analogue wares 
using original patent specifications (Ramsay et al., 
2004a), reconstruction of kiln-firing conditions 


(Owen et al., 2000; Ramsay et al., 2004a), documen¬ 
tation of temporal changes to paste and glaze compo¬ 
sitions (Owen, 2003; this study), the reconstruction 
and chronology of possible technology transfer routes 
between various English porcelain concerns (Owen 
and Hillis, 2003), and the identification of the sources 
and composition of raw materials (Freestone, 1996; 
Freestone et al., 2003; Ramsay et al., 2001). In this 
connection Owen and Hillis (2003) comment that, 
Over the past decade, traditional studies of his¬ 
torically fine ceramics based on subjective “con¬ 
noisseurship” have been supplemented and even 
supplanted by more objective research that uses 
analytical data to understand and interpret these 
wares. 

Likewise Barker (1998) whilst making it clear, 
that it was not his intention to denigrate the role of 
connoisseurship in the study of early porcelains 
writes, 

There has also been too much attention devoted 
to a study of styles of moulding and decoration of 
early British porcelains. Styles can never be more 
than a guide to contemporary trends in produc¬ 
tion, and cannot in themselves be a reliable guide 
to attribution without other forms of supporting 
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evidence, and consequently stylistic links be¬ 
tween vessels often only serve to confuse. 

One of the major challenges for future research 
into English ceramics will be the need to integrate in 
a multidisciplinary manner the ever-increasing 
amount of scientific data (archaeological, chemical, 
mincralogical) with the considerable body of exist¬ 
ing information derived largely through more tradi¬ 
tional studies. In the case of the highly important 
‘A’-marked group of porcelains, a broad reliance 
over the last 60 years on paste, glaze, shape, and dec¬ 
oration alone for an attribution, in part explains why 
a variety of obscure, if not fictitious concerns among 
other manufactories, have been proposed as possible 
sources for this seminal porcelain group. 

In addition to the growing importance of compo¬ 
sitional studies to English ceramics, there has been 
an increasing recognition of the significance of rig¬ 
orous archaeological investigations of former fac¬ 
tory sites (Tyler ct al., 2000) and consequently there 
has been an emerging emphasis on stratigraphical 
relationships and on detailed site recordings, cross 
sections, and maps. Significant information can be 
gained where undisturbed stratigraphical relation¬ 
ships have been preserved, such as the recovery of 
sherds from the lowest level of a waster pile at the 
Warmstry 1 louse site, Worcester (Owen, 1998). Else¬ 
where, sherds recovered from excavations often lack 
or are poorly constrained by any stratigraphical con¬ 
text and consequently chronological development of 
the ceramic wares can only be guessed. Examples 
include the 1760s - 1790s biscuit porcelain and 
crcamware wasters from Islcworth at the Hanworth 
Road site (Massey et al., 2003), wasters from Lime- 
house (Drakard, 1993: Barker, 1998), and material 
recovered from William Reid & Co. (Hillis, 2002). 

Studies of body and glaze compositions have to 
date been carried out on various English porcelain 
factories using waster material and ceramic sherds. 
However no comprehensive chemical study has been 
undertaken on the entire known output from the Bow 
manufactory, dating from its earliest deduced com¬ 
mercial production c. 1743 (Daniels, 2003, 2007; 
Ramsay et al., 2004a) through to closure around 
1774. Spcro (2003: 350) states. 

In assessing the chronology of factories such as 
Chelsea, Bow, Derby and especially Longton 
Hall, changes in paste and glaze are of vital as¬ 
sistance, corresponding to constant alterations in 
the porcelain recipes. 

Unfortunately in many instances, visual esti¬ 
mates of paste and glaze constitute an imperfect sur¬ 


rogate for porcelain recipes in that temperature 
variations and vagaries in oxygen fugacity within 
one kiln firing, together with minor variations in the 
level of colorant oxides found in the raw materials 
used, can result in considerable visual inhomogcnc- 
ity within a single kiln-batch, yet still having the 
same paste and glaze compositions. It is this reliance 
on the physical and visual appearance of both body 
and glaze coupled with typological studies, which 
has both forged previous studies of English porce¬ 
lains and at other times hindered the progress in our 
current understanding. Such an approach has formed 
the basis of ceramic scholarship during the 19 ,h and 
20 th centuries but we question whether such an ap¬ 
proach on its own can sustain such studies through 
the 21 51 century. The Bow manufactory serves as a 
good example of a concern which, based on paste, 
glaze, potting, and decoration alone, produced what 
appears to be a variety of apparently contrasting 
wares and for which separate factories or potworks 
have been proposed, with the most obvious being the 
dichotomy between Bow first and second patent 
w r arcs. A further example, discussed in this paper, re¬ 
lates to the perceived discordance in potting and dec¬ 
orative styles found in some of the early Bow second 
patent wares (Spcro, 1989, 2001,2005). Adams and 
Redstone (1981: 238) may have been the first to pro¬ 
pose with respect to the Bow manufactory, 

.the need for analyses of a large number of 

specimens which can be dated with reasonable 
accuracy. 

With this in mind, coupled by the urgings of Pat 
Daniels dating to the early 1990s, the authors have 
undertaken a chemical survey of some 50 Bow por¬ 
celain items. This survey of paste types used has 
been anchored in part on the ability to re-analysc 
those items reported by Eccles and Rackham (1922) 
and Tite and Bimson (1991), thus giving confi¬ 
dence in the reproducibility of analytical results. In 
addition, a chronological compositional stratigra¬ 
phy has been developed through the Bow output by 
the use of documentary porcelain items. Permission 
was obtained from the British Museum to analyse 
four dated pieces it its collections. These items are 
the Target bowl -1754 (B22 1 * * ), the Bow f cock bowl - 
1759 (B25), the ‘‘Success to Trade’ bowl - 1762 
(B23), and thcTidswcll mug - 1772 (B24). Adams 
and Redstone (1981: 158) note that the use of dated 


1 hems prefixed with lhc letter 4 B' such as B22 have 

been chemically sampled and details arc given in 

Appendix 2. 
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pieces in applying a time scale to a faetory output is 
the traditional method. However they caution that 
in some instances there may be a hiatus in dated 
specimens, thus hindering this approach. In the 
ease of Bow porcelain, this point is particularly ap¬ 
plicable to the output prior to 1750. Secondly 
Adams and Redstone note that dated pieces may 
not be typical of the general output for that period. 
Should archaeological excavations be carried out 
on the Bow faetory site in the future, evidence for 
further experimental, or even limited commercial 
paste types employed during the early years of the 
manufactory, other than those described here, may 
be uncovered. 


CLASSIFICATION OF EARLY 
ENGLISH PORCELAIN 

A further example of the divergence that now exists 
with regard to the study of English porcelains relates 
to the classification of these porcelain wares them¬ 
selves. Based on early chemical analyses, Eeeles and 
Rackham (1922) recognised five main types of early 
English porcelain body. The first group comprises 
the hard-paste, or so-eallcd “true” kaolinitie porce¬ 
lain, whereas the soft-paste porcelains arc subdi¬ 
vided into (1) glassy porcelain, (2) bone or bone ash 
porcelain, (3) soapstone or steatitic porcelain, and 
(4) hybrid or modern bone porcelain (bone china). 
More recently Tite and Bimson (1991) recognise 
glassy porcelains (Chelsea to 1758, Derby to c. 1764, 
and Longton Hall to 1760), soapstone porcelains 
such as Worcester, bone ash porcelains such as 
Lowestoft and Bow, and hard-paste porcelains as 
found at Plymouth and Bristol. A further paste type, 
termed the clay-rieh porcelain group, was subse¬ 
quently reported with research into Limehouse, Po¬ 
mona, and the VY-markcd group (Freestone 1999a,b; 
Ramsay et al., 2003). Subsequently Owen (in press) 
has argued that modern analytical research has 
recognised a number of compositional intermediar¬ 
ies or hybrids as well as different categories of wares 
that become recalcitrant when attempts arc made to 
assign them to this traditional classification. More¬ 
over he states that porcelain bodies referred to as 
glassy or soapstone should be classified according to 
composition and not according to inferred paste in¬ 
gredients. An example, which supports Owen’s con¬ 
tention, may be found with the 4 A’-marked group of 
porcelains. Although classified as belonging to the 
clay-rieh porcelain group (Freestone, 1999a,b; Ram¬ 


say et al., 2003) both the deduced paste recipe as cal¬ 
culated from chemical analyses of the body (Ramsay 
et al., 2003) and an electron microscope study of the 
body of an VY-markcd eup (Freestone, 1996) dem¬ 
onstrate that the VY-marked group can equally be re¬ 
garded as ‘glassy’ both on the basis of the calculated 
ingredients (up to 50 wt% glass frit) and the ob¬ 
served fired body composition. Modally, the glass 
component of analogue 1744 patent w'arcs, inferred 
to represent l A’-marked w r ares, approximates some 
70 volumc% of the body (Ramsay et al., 2004a). The 
problem here is that the use of the term glass or glass 
frit immediately begs comparison with the lower¬ 
ing French frit porcelains, what Solon (1903) de¬ 
scribes as, 

It w'as, in all probability, the same sort of soft 
porcelain that the makers of Saint-Cloud, Lille, 
and Chantilly had, long before, vulgarized in 
France, and the secret of which, having crossed 
the channel, was chiefly instrumental in the es¬ 
tablishment of several English factories. 

Owen (in press) notes that three petrological 
methods present themselves as an approach to the 
classification of soft-paste porcelains, namely a 
mineralogieally-based scheme, a normative-based 
classification analogous to the C1PW nonnative clas¬ 
sification of igneous rocks (Cross et al., 1902), and a 
classification based on elemental compositional data 
derived from chemical analysis. Owen argues that the 
elemental system Si0 2 -Al 2 0 r Mg0-Ca0-Pb0-P 2 0 5 
adequately encompasses most soft-paste porcelains 
and consequently a graphical classification can be 
based on planes located within or on the sides of a 3- 
dimensional figure (octahedron) using the above six 
components (Fig. 1). 

Such a scheme in our opinion is better than a 
normative classification as wc would question 
Ow f en’s comparison between porcelains and volcanic 
rocks. In the case of volcanic lavas the bulk of* the 
rock, with the exception of any entrained xenoliths 
and possible eognate inclusions, has undergone ex¬ 
tensive if not total melting. With soft-paste porcelain 
bodies the melt phase or degree of vitrification is 
generally minor and such porcelains are more akin 
to migmatites, which have undergone but partial 
anatexsis or melting of the low -temperature compo¬ 
nents. Wc agree with Owen that a classification 
scheme based on compositional data offers a more 
rational and objective method for describing and 
classifying the bodies of English soft-paste porce¬ 
lains. However wc note that such a scheme is un¬ 
likely to be adopted by the majority of curators and 
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Fig. /. Six-componcnt octahedron after Owen (in press). Various combinations of these components can resolve the 
composition of most soft- and hard-pasie porcelains. Owen notes that the alkalis (Na 2 0 and K 2 0) may in many instances 
comprise a small component of most porcelains bui can be disregarded for classification purposes. Bow first patent porce¬ 
lains (TV-marked group), which arc hard-paste, will plot within the external face Si0 2 - ALO* - CaO, whilst Bow second 
patent porcelains (bone ash porcelains) plot within the body of the compositional octahedron. Bow magnesian composi¬ 
tions arc dominated by Mg0-Si0 2 -Al 2 0 3 , +/- PbO +/- S. 


collectors working in the decorative arts and muse¬ 
ums where the traditional classifications, such as 
used by Eccles and Rackham (1922), have been em¬ 
ployed extensively for many decades. Moreover sub¬ 
tle compositional differences, which will result in 
very different classification names, will only be sub¬ 
stantiated with detailed analytical techniques, a re¬ 
course beyond most museums and collectors. 

Using the Owen compositional classification, 
the TV-marked or Bow first patent wares, dominated 
by the elemental oxides Si0 2 , A1 2 0 3 , CaO and with 
negligible or non-existent PbO and P 2 0 5 , would plot 
within the face defined by Si0 2 -Al 2 0 3 -Ca0 (S-A- 
C). However, Bow first patent wares, or their ana¬ 
logues, comprise hard-paste bodies (Tiffin, 1874; 


Binns, 1898; Ramsay et al., 2004a; Ramsay and 
Ramsay, 2005a, b, 2006). Based on the amount of 
glass specified in the 1744 patent one might expect 
the resultant body to reflect a soft-paste frit porce¬ 
lain after the manner of the French soft-paste porce¬ 
lains (Solon, 1903; Burton, 1906). Both Binns 
(1898) and Ramsay ct al. (2004a) have noted that it 
is the presence and the amount of refractory China 
clay and not the glassy frit which defines whether 
the resultant body is soft-paste or a high-firing, hard- 
paste porcelain as observed in Bow first patent por¬ 
celain. Compositionally Bow second patent, 
soft-paste, phosphatic wares plot according to Ow¬ 
en’s classification in the system P 2 0 5 - 10xSO 4 - 
lOxPbO having >5 wt% P 2 0 5 . Furthermore, such 
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phosphatic wares plot in the phosphatic, plumbie 
phosphatic, sulphurous phosphatic, and the P-S-Pb 
fields of Owen (in press). In the ease of magnesian 
compositions produced by Bow, a variety of recipe 
types have been provisionally recognised dominated 
by Mg0-Si0 2 -Al 2 0 3 , +/- PbO 47- S. 

THE BOW PORCELAIN MANUFACTORY 

By 1750 in East London a porcelain manufactory 
known widely as “New Canton” or more simply as 
“Bow” was operating and this concern had by 1755 a 
turn-over in china sold to the value of £18,115 8s 9d 
(Adams and Redstone, 1981: 55). The proprietors 
listed on the first extant insurance policy for the Bow 
China Manufactory with the Sun Assurance Com¬ 
pany and dated July 7 th , 1749 were Thomas Frye, a 
portrait painter and mezzotint artist, Edward Hcylyn, 
a member of the Saddlers’ Company and an active 
merchant with the New World and John Weatherby 
and John Crowthcr - both glass sellers with a whole¬ 
sale pottery business at St Catherine s-by-thc-Tower. 
A fifth member of the group has generally been as¬ 
sumed to be Alderman George Arnold a wealthy 
linen-draper, alderman of the City of London, and an 
apparent land speculator in the Carolinas. The first 
documentary evidence that at least two of these pro¬ 
prietors were interested in the manufacture of porce¬ 
lain relates to the so-called 1744 patent of Hcylyn 
and Frye, which was filed in December 1744 and en¬ 
tered or “inrollcd” in April of the following year. 
This patent specifics the use of white clay known as 
uneka 2 , the produce of the Chirokee nation in Amer¬ 
ica, and a glass, assumed to represent a lime-alkali 
glass, used in various proportions for both the porce¬ 
lain body and the glaze. These detailed specifica¬ 
tions have for various reasons over the last 100 years 
been both marginalised and underestimated by nu¬ 
merous workers and Ramsay ct al. (2006) review the 
various reasons as to why these misconceptions and 
confusion have arisen. The conclusion arrived at by 
Ramsay et al. (2004a; 2006) is that the 1744 patent 
of Hcylyn and Frye is a landmark document in the 
history of Anglo-American ceramics which has been 
largely disregarded and misunderstood by numerous 
ceramic historians. Moreover they contend that the 
1744 patent was not unworkable (Watney, 1963, 


2 In this contribution, unless employing a direct quote, 
the Cherokee spelling uneka rather than the Anglicised 
version unaker is used. 


1973) and that arguably the most significant Anglo- 
American porcelains of the 18 lh century are the prod¬ 
ucts of this patent. It is because of this reluctance for 
over a century to recognise and accept the veracity of 
the Hcylyn and Frye patent that there have been such 
difficulties in recognising and accepting the brilliant 
products of this patent. The site of manufacture of 
these Bow first patent wares is uncertain but is likely 
to be in the vicinity of Bow village, located on or 
close to the Middlescx-Essex boundary. 

Subsequently Thomas Frye filed a second patent 
in 1749 known variously as the Bow second patent, 
the 1749 patent or the 1749 patent of Thomas Frye. 
This patent stipulates the use of crushed silica, pipe 
clay, and a substance referred to as ’virgin earth’. It 
is w idely regarded that it is this recipe or paste speci¬ 
fication, which sustained the factory through to clo¬ 
sure in 1774. Numerous detailed accounts and/or 
exhibitions of the Bow' factory and its output have 
appeared commencing with llurlbutt (1926), fol¬ 
lowed by Tait (1959), and then more recently by 
Redstone and Adams (1981), Gabszcwicz and Free¬ 
man (1982), Bradshaw (1992), Gabszcwicz (2000a), 
and Begg and Taylor (2000). Current research (Ram¬ 
say and Ramsay, 2005a; Daniels, 2007) now recog¬ 
nises that the Bow proprietors w r erc experimenting 
with and producing a third commercial recipe type 
resulting in magnesian-rieh (stcatitic) porcelains. 
The date range for these wares is uncertain but is 
tentatively suggested to range from the early to the 
mid 1740s. 


ARCHAEOLOGICAL BACKGROUND 

Archaeological evidence from the Bow factory site 
has particular significance to the evolution of the 
early English porcelain industry and summaries of 
the available archaeological data are provided by 
Redstone (2004,2005). The recovery of archaeologi¬ 
cal material from the Bow f site in Stratford High 
Street, Essex, commenced when wasters were found 
during trenching adjacent to Bell and Black s Match 
Company in Hunts Lane, south of Stratford High 
Street, by a John Higgins Jr. and his sister in 1867 
(Chaffers, 1869; Hobson, 1905: 7; Hurlbutt, 1926: 
145). This site may have been adjacent to, or near, 
one or more of the kilns judging by the quantities of 
bricks cemented together with vitrified inner sur¬ 
faces. However this is still conjecture as none of this 
material was recovered in place (Redstone, 2004). 
The next reported discovery was made in 1921 by 
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Aubrey Toppin (Toppin, 1922) during foundation ex- 
cavations at Messrs. Wilmer and Sons’ iron foundry 
near the comer of Marshgatc Lane on the north side 
of Stratford High Street. Whilst a large variety of ar¬ 
tefacts were recovered the stratigraphicai context 
was not recorded. In 1936 a further small cache of 
unglazcd and decorated wasters was recovered from 
Messrs. Wilmer and Sons' iron foundry (Ramsay et 
al., in prep, b) whilst in 1969 excavations were un¬ 
dertaken (Redstone, 1969,2004,2005) located again 
on the north side of Stratford High Street. The first 
of six exploratory trenches was dug adjacent to Strat¬ 
ford High Street along the southwest corner of the 
property 32 - 66 Stratford High Street, currently oc¬ 
cupied by the Barrett Group. The next trench was 
dug further back to the northwest on the site a little 
closer to Bow Back River (site D: Redstone, 1969). 
Redstone records that at a depth of 5 feet (1.52m) a 
distinct layer of Bow biscuit wasters was found. This 
layer was above a hard compacted layer of pebbles 
and Hints strewn with broken saggars, kiln pegs, 
partly burned coal, and unfired clay, which Redstone 
deduced represented the old back-yard surface of a 
factory. A wide range of useful wares in the biscuit 
was recovered with relatively few coloured wares. 

A further archaeological excavation was com¬ 
missioned by The Dane Group and undertaken at 
their factory at 14 -18 Stratford High Street, by the 
Newham Museum Service (Telfer, 1995). This exca¬ 
vation was necessary for planning permission to 
construct a lift shaft (Planning Application No. 
94/0657/Plan-Condition No. 3, Newham Council). 
Telfer (1995) reports. 

The structures and deposits revealed by the exca¬ 
vation at the Dane Group Factory suggest a con¬ 
tinuous industrial occupation of the site over a 
period of at least two hundred years. The earliest 
of these was a red brick wall, dating from the 
18 th century and present at a depth of 1.15m 
below the current floor surface. It was identified 
as a southern exterior wall and is likely to have 
been related to the Bow Porcelain Factory. 

Telfer (1995) also reports that the Phase V layer, un¬ 
covered within the trench (1.6m by 1.4m), was prob¬ 
ably a re-deposited layer, in which was found a 
significant proportion of bottle glass and the pres¬ 
ence of kaolin clay. 

These collective studies have confirmed that the 
site of the Bow manufactory probably was located 
within 14-66 Stratford High Street. Toppin (1922) 
suggests that the factory occupied both sides of 
Stratford High Street with the northern site occupied 


first. Apparently someone called Bisouth (Toppin, 
1922) occupied the opposite site on the south side in 
1747. The general absence of any reported ceramic 
stratigraphy has meant that our current understand¬ 
ing of the chronological evolution of the Bow ce¬ 
ramic output, has relied on: 

1. dated and documentary wares (Tait, 1959); 

2. comparison of wares with contemporary docu¬ 
ments such as the Bowcock papers held by the 
British Museum (Chaffers 1869; British Mu¬ 
seum Additional MSS 45905); 

3. visual comparison of paste types, translucency 
and decoration (Hurlbutt, 1926; Adams and Red¬ 
stone, 1981; Gabszewicz and Freeman, 1982; 
Gabszcwicz, 2000a; Begg and Taylor, 2000); 
and 

4. stylistic comparison of shapes, palette, and deco¬ 
ration with wares produced in other contempo¬ 
rary ceramic concerns (Tait, 1959; Adams and 
Redstone, 1981). 

On going to press it has been reported that the Mu¬ 
seum of London Archaeological Service (MoLAS) 
has completed an excavation on the Dane Group site 
in Stratford High Street. The excavation has uncov¬ 
ered open yards and ancillary services with large 
quantities of broken ceramics and kiln furniture ap¬ 
parently dumped at the end of the factory’s life. 

WHEN DID THE 

BOW MANUFACTORY COMMENCE? 

Early writers have reported that initial experiments 
may have been undertaken as far back as the 1730s 
(Chaffers, 1863; Solon, 1903), possibly associated 
with a glasshouse owned by Heylyn (Burton, 1921). 
Daniels (2003, written com., 2006) has suggested 
that the initial experimental kiln or furnace (fac¬ 
tory 1) might have been in Middlesex, whilst the 
next site (factory 2), where large quantities of wares 
were made as mentioned in Defoe (1748), might 
have been on the opposite side of the road in the 
Manor of Stepney, Middlesex. Here Heylyn and Ar¬ 
nold are recorded as having bought land in 1744 
(Gabszewicz, 2000a). In contrast, Ramsay ct al., (in 
prep.) deduce that although initial experiments may 
have been undertaken on a property owned by 
Edward Heylyn, possibly in Middlesex, the Essex 
site across the river Lea, later to be enlarged as New 
Canton, was occupied from an early date. 

More recent writers have tended to discount a 
1730s inception for the Bow concern, preferring a 
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founding date from the middle to the late 1740s 
(Tait, 1965; Watney, 1963, 1973; Adams and Red¬ 
stone, 1981; Gabszcwicz. 2000a, b).This uncertainty 
has been fuelled in part by doubts associated with 
the perceived efficacy and veracity of the 1744 pat¬ 
ent and the apparent absence of any documentary 
Bow porcelain dated prior to 1750 as observed by 
Adams and Redstone (1981) who comment that, 
the reluctance of many earlier writers to attribute 
any Bow porcelain to the period 1748 - 1750 is 
understandable in view of the uncertainties about 
the factory's commencement and the lack of 
pieces dated prior to 1750. 

While documentary porcelain from the factory 
relating to before 1750 may be lacking, there arc vari¬ 
ous documents and accounts, which attest to the pres¬ 
ence of the concern referred to as Bow or New 
Canton during the late 1740s and very early 1750s. 
Firstly the Pelham Papers, where it is recorded that in 
February 1748- the Duchess *Pd. For China made at 
Bowe £3.0.0’ (G abszcwicz, 2000a: 13). Secondly the 
published advertisement in the ‘Daily Advertiser’ on 
26 th August, 1748 headed Bow China (Valpy, 1983). 
Thirdly the Marquess of Bute’s invoice dated 2 nd No¬ 
vember, 1749 and stating * Bo of the Porcelain 
Comp . At New Canton ’ (Horn, 1990). In addition 
there is the General Clayton invoice from John Taylor 
of Pall Mall for a Bow ware sugar dish...4s. Od , sold 
on 21 February, 1749 (Adams and Redstone, 1981: 
85), the insurance poliey with the Sun Assurance 
Company dated 7 lh July, 1749 and taken out in the 
names of Heylyn, Frye, Weatherby, and Crowther 
(Adams, 1973), and the reference for a large manu¬ 
factory lately set up in the village of Bow, in the 4 th 
Edition of Daniel Defoe's Tour of Great Britain. This 
volume is thought to have been published around 
June 1748 (Tait, 1963) or July 1748 (Tait, 1965) al¬ 
though the information for this publication may have 
been collected by January - February, 1748 or at the 
earliest December 1747 (Tait, 1963) or by April, 1747 
(Daniels, 2003, 2007). Lastly the two letters by Alex¬ 
ander Lind to Lord Milton, both of which mention 
Bow and are dated 10 th April and 26 th August, 1749 
(Charleston and Mallet, 1971: 113 - 115). At the time 
of going to press new correspondence was announced 
at the December 2006 meeting of the English Ce¬ 
ramic Circle in London (Bridge and Thornton, 2006). 
This letter by William Tomlinson Jun. dated 14 th De- 


3 Gabszcwicz gives the year 1748 which we suspect is in 
the Julian mode. If corrected to the Gregorian mode the 
year becomes 1749. 


ccmbcr, 1744 mentions a ceramic patent being 
granted and the Duke (of Bedford) having seen the 
earth from the Carolinas that they make it of. 

Possibly the most intriguing reference to Bow is 
to be found in a transcript of a partial letter by John 
Campbell, which is assumed to have been addressed 
to Arthur Dobbs of Carrickfcrgus, Ireland and housed 
in the Public Records Office, Belfast. In this corre¬ 
spondence Campbell mentions his visit to Bow, the 
presence of white clay, and his less than favourable 
impression as to the viability of the concern. Whilst 
both ball clays and fire clays have at times been de¬ 
scribed as white, we suggest that Campbell was re¬ 
ferring to white Cherokee clay or uneka, whose 

whiteness is referred to in the 1744 patent (. is av- 

treamlv white, tenacious, and glittering with mica ) 
and supported by visual inspection (Ramsay et al., 
2004a). We suspect that the reason that Campbell 
was allowed to visit the concern, known for its tight 
security, was because he was from North Carolina 
and the proprietors were hoping that he might have 
knowledge of other sources of this hard to obtain 
Cherokee clay. Campbell, himself both a trader and a 
land speculator, would almost certainly have been 
known to George Arnold, who appears to have been 
speculating in land in North Carolina since 1736 
(Cain, 1988), and to Edward Heylyn, who had vari¬ 
ous ships trading with the east coast of North Amer¬ 
ica at that time (Daniels, 2007). Moreover being an 
Ulster Scot, there arc grounds for suspecting that 
Campbell may have been known to, or related to Ar¬ 
chibald Campbell, Duke of Argyll. Toppin appears to 
have been the first to draw attention to this fragmen¬ 
tary correspondence in his address to the English 
Ceramic Circle on May 9 th , 1959, although we have 
so far been unable to locate a transcript of what was 
said. Tait (1959) referred to the Toppin discovery and 
he dated the Campbell letter as having been written 
on 24 th June, 1749. In his subsequent publication Tait 
(1965) states correctly that the letter is in fact un¬ 
dated. Watney (1973: 9) claims without any apparent 
substantiation that this letter was written by a John 
Campbell L.L.D. on about 24 th June, 1749. Moreover 
Watney asserts that this author was, 

.a prolific writer and authority on industry 

and trade and on the European settlements in 
America. 

Hood (1968) correctly identifies John Campbell 
as the owner of the ‘Lazy Hill’ plantation on the 
Chowan River, North Carolina. Based on current un¬ 
published research we agree with Pat Daniels (writ¬ 
ten com., 2002; 2007), who was the first to recognise 
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the potential significance of this primary source 
document based on Campbell's eyewitness account, 
that the letter may have been written considerably 
earlier than 1749, possibly as early as April or May, 
1745. We agree with Daniels (2007) that if the letter 
was written around April 1745 then Campbell’s on¬ 
site visit was of a still earlier date, possibly during an 
experimental phase at Bow. Research into this essen¬ 
tially overlooked document and the most likely date 
Campbell visited the Bow factory is nearing comple¬ 
tion. We suggest that John Campbells letter repre¬ 
sents potentially the earliest eyewitness account of 
any English porcelain concern, yet the significance 
of this document has been largely ignored. 

With the foregoing we accept the use of the term 
Bow first patent on the basis that the 1744 patent de¬ 
scribes the manufacture of porcelain during the early 
to mid 1740s, presumably in the vicinity of Bow 
based on the domicile of the two patentees at that 
time and the inferences based on continuing research 
into the Campbell letter. We agree with Daniels (2003, 
2007) that the earliest commercial Bow first patent 
wares probably date to 1743 if not earlier, which in 
turn raises the question as to how long was the pre¬ 
ceding experimental phase leading up to this produc¬ 
tion date? For an important account of this early 
experimental period stretching back to 1730 and the 
hitherto largely unrecognised role of The Royal Soci¬ 
ety of London reference is made to Daniels (2007). 


OVERLAPPING, SEQUENTIAL, OR 
PARALLEL DEVELOPMENT 

This account is based for simplicity on a sequential 
development of the Bow first patent of 1744 with its 
China clay formula, followed by the bone ash/ball 
clay body of the Bow second patent of 1749. How¬ 
ever it should be noted that several authors have, to 
varying degrees, implied or proposed parallel or over¬ 
lapping development of both paste types. Tait (1965: 
42) appears to have been the first to propose overlap¬ 
ping development though it is questionable whether 
he ever accepted the production of Bow first patent 
wares, other than possibly in a non-commercial 
form, 

.the basic idea of using bone-ash in porce¬ 
lain manufacture was first put into effect by 
Thomas Frye at Bow between 1744 and 1747. 
However Tait provides no justification for this 
assertion. Subsequently Daniels (2003, 2007) has 
suggested overlapping development of the two paste 


types. Even allowing for overlapping development, 
Errol Manners (written com., December 2003) sug¬ 
gests that based on the apparent dichotomy of forms 
between the two patent types, there may have been a 
break in production between first patent wares (‘A’- 
marked wares) and second patent bone ash wares. If 
this suggestion has merit then one might suspect 
such a production break somewhere in the period 
from late 1745 to mid 1746. For simplicity this 
model has been adopted in this account, thus dating 
the earliest Bow second patent phosphatic wares of 
the Developmental period from 1746. This date may 
possibly be a little too late, if one accepts parallel or 
overlapping development of the two paste types as 
proposed by Daniels (2007). We also note below the 
likelihood of an as yet unrecognised earlier experi¬ 
mental phase (Experimental period) associated with 
the second patent wares and this would suggest a 
date prior to 1746. To complicate matters even fur¬ 
ther it is now recognised that Bow was experiment¬ 
ing with and producing at least one other porcelain 
type, namely commercial high-magnesian porcelains 
which date to the mid 1740s (Ramsay and Ramsay, 
2005a; Daniels, 2007) as discussed below. 


PREVIOUS CLASSIFICATIONS OF 
BOW PORCELAIN 

A major problem to date in recognising and classify¬ 
ing the entire Bow porcelain output has been the un¬ 
certainty as to the identity of first patent wares. Two 
major exhibitions (Tait, 1959; Begg and Taylor, 
2000) have both claimed to survey the Bow factory 
output commencing from the first patent of 1744, 
yet in each case wares pertaining to the second pat¬ 
ent of 1749 only, were exhibited. Tait (1959) gives a 
detailed discussion of the historical situation as then 
known, leading up to the inception of the Bow man¬ 
ufactory and he speculates on the possible use of 
Cherokee clay or unaker imported from the Caroli- 
nas. Bcgg and Taylor (2000: 18) note that, 

Porcelain which fits the first patent has not been 
identified, but contemporary accounts indicate 
that actual production had commenced by 1747, 
if not before. 

In the same exhibition Gabszewicz (2000c: 13) 
raises the question whether representatives of the so- 
callcd ‘drab group' could represent, 

.the results of Frye s early experiments on 

the Middlesex side of Bow Bridge, at a site yet 
unknown and awaiting discovery? 
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We contend that any attempted elassifieation and 
discussion of the Bow porcelain output must inte¬ 
grate all known paste types produced at Bow (mag¬ 
nesian, hard-pastc Si-Al-Ca, phosphatic) and not 
merely concentrate on those phosphatie wares of the 
Bow second patent of 1749 alone. It is only through 
the recognition of the importance of composition in 
discussing early English porcelains that a better ap¬ 
preciation of the Bow manufactory and its output 
can be realised. 

The first serious attempt to classify Bow second 
patent phosphatic porcelain appears to rest with 
Hobson (1905), who bases his subdivision on three 
documentary wares held by the British Museum, 
namely a polychrome MADE AT NEW CANTON 
inkwell and dated 1750, the Craft bowl dated 1760, 
and a plate inscribed Mr. Robert Crowther, Stock- 
port Cheshire Jammy 1770. Hobson notes that the 
1750 inkwell has a white, glassy, body with a rich 
and lustrous glaze of a creamy tint. It is heavy and 
thick in structure, thus inhibiting any translueeney. 
The Craft bowl of 1760 is described as almost 
opaque, with a white, soft, and chalky body, whereas 
the glaze although slightly creamy lacks the mellow 
luster of the former example. Lastly the Crowther 
plate is practically opaque and might almost be mis¬ 
taken for white earthenware of the ‘ironstone china’ 
type. Hobson also notes a high level of lead in Bow 
glazes. 

Subsequently Burton (1906) bases his subdivi¬ 
sion on three documentary groups or items, namely 
various inkwells dated 1750, the Craft bowl of 1760, 
and the Robert Crowther plate of 1770. Based on 
these items. Burton regards the inkwells as belong¬ 
ing to the earliest, pre-phosphatic phase, which he 
describes as. 

These are nearly always thick in substance, and 

not very skillfully fashioned.Where this 

early ware is thick it is quite opaque, but in thin 
parts it is translucent and has a beautiful, warm, 
creamy tone. The glaze on such pieecs is some¬ 
times gathered up in drops or patches, when it al¬ 
ways has a distinct yellow tint, due to the high 
proportion of lead and for some reason it has 
often become iridescent from surface decompo¬ 
sition. This is the ware which in all probability 

was introduced from France;. 

The second group related to the Craft bowl is de¬ 
scribed by Burton as, 

.but after a few' years we find an entirely dif¬ 
ferent ware being used which is much whiter in 
tone, and this ware undoubtedly contained bone- 


ash, probably added to make the earlier porcelain 
mixture more stable in firing. 

Finally the last grouping is referred to as, 

The third type of Bow ware, which was mostly 
made during the decadence of the faetory, is of 
poorer quality, rather harshly white and not very 
transparent. It would be unwise to attempt to fix 
definite dates for these changes of composition 
in the body and glaze. 

Burton does attempt to recognise and integrate a dis¬ 
cussion of Bow first patent wares with the above 
classification, but unfortunately these attempts (Bur¬ 
ton, 1902, 1906, 1921) prove to be confusing as dis¬ 
cussed in some detail by Ramsay et al. (2006). 

Hurlbutt (1926: 35) appears to have been one of 
the few ceramic researchers of early English porce¬ 
lain to attempt a classification of the Bow porcelain 
output, which integrates both first and second patent 
wares in a more coherent manner, based on correct 
versions of the two patents and not the inadequate 
Chaffers’ first patent version as initially published in 
1863. This misleading version of the first patent 
given by Chaffers still circulates the literature today 
and is repeatedly quoted despite expressed concerns 
by Jewitt (1878). While Hurlbutt failed to recognise 
the ‘A'-marked group as the products of the first pat¬ 
ent, he nevertheless argued that any surviving first 
patent wares would be a glassy porcelain comprising 
a glassy frit mixed with China clay imported from 
America. Hurlbutt recognised four main periods 
(Table 1). The first period was 1744 - 1749 when 
glassy first patent porcelains with modifications 
were produced. The second period of 1749 to about 
1754 saw r phosphatic frit porcelain made according 
to the Bow second patent. The third period of about 
1754 to about 1758 or 1760 resulted in porcelain 
composed of phosphatic frit No. 11 mixed with a por¬ 
tion of ground-up Oriental porcelain wasters (Chi¬ 
nese and Japanese hard-paste porcelain) instead of 
pipe clay. The final period recognised by Hurlbutt 
runs from 1758 to the close of the factory in 1776 
and during this phase he proposes that a modified 
and improved phosphatie body, more nearly ap¬ 
proaching that of Chelsea, was employed. Hurlbutt 
argues that the resemblance to Chelsea became even 
greater after 1765, when, subsequent to Sprimonts 
second illness and the first attempt to sell the Chel¬ 
sea factory, a large number of the Chelsea workmen 
found work at Bow and Worcester. 

In the case of the various glazes used by Bow, 
Hurlbutt (1926: 36) records that the glaze on first 
patent wares used between 1744 - 1749, comprises 
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ihe same materials as found in the body but with a 
larger proportion of the fusible glassy frit, to ensure 
that the glaze would commence to fuse at a lower 
temperature than the body. This glazing procedure, 
in the manner of Meissen or the Chinese, was used 
by Heylyn and Frye as a erude but efficient optical 
pyrometer to indicate when the porcelain body was 
on the verge of becoming pyroplastic during kiln-fir¬ 
ing (Ramsay et al., 2004a). llurlbutt believes that the 
resultant glaze would contain an appreciable propor¬ 
tion of infusible China elay and consequently he 
speculates that the glaze would probably be not quite 
transparent and would be most likely of millcy opac¬ 
ity. llurlbutt notes that subsequently a lead glaze was 
employed from 1749 - 1776 and because of the ex¬ 
cessive amount of lead in its composition the glaze 
required a considerable tinting of smalts (eobalt frit) 
to elcar it. However lie recorded that some pieees, 
such as part of the white-glazed sprigged ware and 
the red, green, blue, yellow, and gold Imari patterns, 
were not so tinted and are characterised by a rich, 
ereamy body and glaze. 

In 1927 Donald A. MaeAlistcr published a 
ehemieal classification of English frit porcelains in 
The Burlington Magazine. In the ease of Bow he 
reeognises four groups, with three all dated to 1750. 
Two of the four groups laek the presence of lead, the 
first having just enough calcium to satisfy the 
amount of bone ash present, whilst the sceond hav¬ 
ing an excess and having an unknown date. The sec¬ 
ond two groups both dated to 1750 by MaeAlister 
have dctcetiblc lead as PbO under 2 \vt% with the 
first group having enough ealeium to satisfy stoeio- 
mctrically the amount of bone ash present and the 
second group having an excess of ealeium. MaeAli¬ 
ster (1927) suggests that this excess ealeium may 
have been added independently of that contained in 
the bone ash but fails to rceognisc the potential role 
that gypsum, as noted by Wedgwood, would have 
played in providing exeess ealeium to the porcelain 
body. 

In more reeent times the first comprehensive 
classification of Bow second patent porcelain is by 
Tait (1959). Tail groups the various exhibited items 
into four divisions (Table 1). The pre-1750 examples 
are characterised by a distinctive mushroom-grey or 
L drab’ appearance, whereas the divisional break at 
1758 - 1759 apparently has more to do with the re¬ 
tirement of Thomas Frye rather than any obvious or 
recognisable change in porcelain composition, form, 
or deeoration. Watncy (1963, 1973) employs a three¬ 
fold classification for Bow underglaze blue wares 


(Table 1) with a divisional break at 1763 -1764, ap¬ 
parently reflecting the bankruptcy of John Crowther 
and again unrelated to any obvious ehange in the 
physical appearanee or deeoration of the poreelain 
of that period. Adams and Redstone (1981) subdi¬ 
vide the Bow second patent w F arcs into various 
groupings (figures, enamelled transfer printed, ete) 
and then further subdivide on a chronological basis 
(Table 1). In the ease of enamelled wares, Adams 
and Redstone (1981:116) reeognisc earliest (pre- 
1750), middle (1750 - 1758), and later enamelled 
wares (1759 - 1776). For figures they use a twofold 
classification into Bow figures prior to the Meissen 
influence (1747 - 1752) and figures ineluding ani¬ 
mal models produced post-1752 through to 1775. 
They follow Watney (1972) in the subdivision of 
transfer printed wares and reeognisc five subdivi¬ 
sions, which extend from c.1754 into the 1760s. 

In discussing underglaze blue wares Adams and 
Redstone note that it has been etistomary to divide 
the manufacture of this group into three periods, 
1750 - 1754, 1755 - 1763, and 1764 - 1776, no 
doubt reflecting Watney’s earlier classification. 
However in their subdivision of these wares they also 
use early, middle, and late but with a different date 
range from Watncy. Their early period for underglaze 
blue wares ranges between 1747 - 1752, their middle 
period from 1753 - c.1765, and their late period 
from apparently c.1765 - 1776. They note that the 
traditional approach in applying a time seale to a 
faetory output is to use dated wares as a framework. 
However, as noted previously, they draw attention to 
various limitations to this approach. 

Adams and Redstone (1981) also refer to an ad¬ 
ditional classification that chronologically encom¬ 
passes all second patent Bow ecramies regardless of 
form or deeoration. Bceause this classification is 
diseussed on separate pages in their book (pages 98, 
109, 110, 168, 169, 238) it has not perhaps received 
the full recognition it deserves, yet many eollcetors 
of Bow poreelain will recognise the simplicity and 
veracity of this classification, based on visual appre¬ 
ciation of the paste and indeed may have been using 
it themselves either consciously or unconsciously. 
On page 109 Adams and Redstone write, 

The body used for the early white w'arcs is the 
dense, tough, often surprisingly translucent one 
common to the factory’s products of the years 
1748 - 54. Where variation occurs, it appears to 
be more in the firing than in the basic body com¬ 
position.At some time during the niid-to- 

late fifties, the quality of the body deteriorates. 
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They continue on page 109 with regard to porcelains 
made after the mid to late fifties, 

The most striking change is in the decreased 
translucency, which may be due to underfiring; 
but the possibility of some change of body com¬ 
position cannot, on present evidence, be 
excluded. 

On page 168 they note, 

the porcelain body at Bow deteriorates towards 
the middle fifties. It becomes more porous and 
less translucent and lighter in weight. 

On page 169 Adams and Redstone state, 

Tlie quality of the body thenceforward is reason¬ 
ably consistent until some time after 1770, when 
there is a further deterioration. The late Bow 
body has been and still is occasionally mistaken 
for pottery. 

The advantage of this classification by Adams and 
Redstone is the attempt to categorize the entire sec¬ 
ond patent phosphatic output based on the visual ap¬ 
pearance of the porcelain body irrespective of form, 
decoration, or historical events at the factory site, 
such as the retirement of Thomas Frye. 

Titc and Bimson (1991) using the analytical re¬ 
sults derived from four Bow items, recognise a com¬ 
positional break in the mid 1750s based on the 
presence of sulphur assumed by them to represent 
the addition of gypsum. They however give no ac¬ 
knowledgement to the prior observations for this vi¬ 
sual break in the quality of the porcelain made by 
previous workers such as Adams and Redstone. 
Bradshaw (1992) subdivides Bow figures into three 
periods namely c 1748 - 1753, c. 1754 - 1764, and 
c. 1765 - 1774. In the case of the Bow figures from 
the earliest period, Bradshaw observes that the mod¬ 
els may be constructed cither from a compact paste 
clad in a greyish glaze or may have a granular body 
that has a creamy appearance. 

Goddcn (2004a) subdivides the Bow' underglazc 
blue output into three groups (Table 1), c 1749 (or 
1750) to 1754 (First period), c. 1755 to 1763 (Middle 
Period), and c 1764 to 1770s (Later period); a classi¬ 
fication which closely follows that proposed by Wat- 
ney. The first period wares are described by Goddcn 
as tending to have a hardish, glassy-looking, dense 
body, which feels rather heavy. The glaze is de¬ 
scribed as having a lard-like appearance. In the post- 
1755 period the body of Bow underglazc blue wares 
becomes more open and floury, less dense, and ap¬ 
parently lighter in weight than earlier examples. The 
glaze tends to become slightly blued, especially 
where it has pooled around footrims. In the case of 


the later period Bow, Goddcn notes that potting for 
both the middle and later periods tends to be rather 
thick and for porcelains of the early to mid 1770s, 
Godden quotes Watney stating that such wares are so 
under-fired as to resemble earthenware. 


PROPOSED CLASSIFICATION OF 
BOW PORCELAIN 

In developing this proposed integrated classification 
of the entire recognised Bow porcelain output, ap¬ 
proximately 50 ceramic items of Bow porcelain, 
some documentary, from private and major public 
collections (Fig. 2) were subjected to micro-analyti¬ 
cal techniques and from these analyses the theoreti¬ 
cal recipe used in each case was calculated. Three 
published recipes pertaining to Bow paste composi¬ 
tions are also noted (the 1744 and 1749 Bow patents 
and the Josiah Wedgwood formulation of 1759) and 
all three are examined in the light of these analyses 
(Fig. 3). Based on the calculated paste compositions 
three major groups of Bow wares are recognised, 
namely a hard-paste Si-Al-Ca body with an associ¬ 
ated Si-Al-Ca glaze (Bow first patent wares or !A - 
worked period c. 1743 - 1745), a soft-paste, bone 
ash body with a Si-Pb glaze (Bow second patent 
bone ash wares c. 1746 - 1774), and a magnesian 
(steatitic) body tentatively dated to the early to mid 
1740s. 

Of the Bow second patent wares five recipe 
classes are identified. These are the Bow second pat¬ 
ent Developmental period (c 1746), the Bow second 
patent Early or New Canton period (cl 747 - 1753), 
the Bow second patent Transitional or Target period 
(1754), the Bow second patent Middle or Bowcock 
period (1755 - c 1769), and the Bow second patent 
Late or Tidswell period (c 1770-1774) as shown in 
Table L In addition a high-lead sub-group which 
straddles both the Developmental period and the 
New Canton period is defined by >1.25 wt% PbO. A 
sixth grouping (Experimentalperiod) and extending 
back in time prior to 1746 is postulated although un¬ 
equivocal examples of this period have as yet not 
been recognised. These various changes in recipe 
type are linked with visual attributes of the porcelain 
wares (body, glaze, and translucency) as initially 
proposed by Adams and Redstone (1981) and a com¬ 
prehensive classification from the collectors and 
museum curator’s viewpoint is presented. 

During the analytical work associated with this 
research a third major body type, namely a high- 
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Fig. 2. Proposed chronological classification scheme for Bow first and sceond patent porcelains showing most of the 
items analysed and for which ceramic reeipcs have been calculated. In one or two instances lack of room has meant that 
some analysed items have not been depicted. Suggested time ranges for each item are shown as vertical black lines; dated, 
or documentary items, are shown without this time range. The number inserted with each item refers to the numerical list 
given in Appendix 2. 


magnesium porcelain has been recognised (Ramsay 
and Ramsay, 2005a, Daniels, 2007). Research into 
this third major poreelain type, apparently pioneered 
by the Bow proprietors, is continuing and initial 
comments are given below. A fourth body type 
should also be borne in mind. Simeon Shaw (1837) 
recorded that the potters of both Chelsea and Bow 


used well-washed (siliea) sand from Alum Bay on 
the Isle of Wight, ground eullct, and pipe clay (ball 
clay). The fired body was then in turn eovered with a 
lead glaze. Although little credence has been given 
this reeord we see no obvious reason why Shaws ob¬ 
servation should be dismissed out of hand and Ram¬ 
say et al., (2006) note that sueh a recipe should 
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Fig. 3. Key calculated paste recipes used in this contribution. Down the left-hand side of the diagram arc three reported 
recipe formulae (1744 and 1749 patents and the Wedgwood formulation of 1759). In the case of the 1749 patent specifica¬ 
tion the composition of virgin earth during the A r exy Canton period is deduced as comprising 90% bone ash, 10% cullct. 
During the Developmental period, xirgin earth is deduced to have contained, in addition, a small component of gypsum or 
possibly alum. The Wedgwood formulation of 1759 has been ‘corrected’ and its revised recipe is given as shown in Table 7. 
Documentary items for which recipes are calculated arc the Target bowl (1754), the Bowcoek bowl (1759), the ‘Success to 
Trade’ bowl (1762), and the Tidswcll mug (1772). For the New Canton period (c. 1747 - 1753) the figure of Kitty Clive in 
the white from a private collection has been used to represent this group and by analogy with a similar dated item in the 
Fitzwilliam Museum is assumed to approximate a date of 1750. 

correspond to that found in Chelsea triangle period amples of these porcelain masquerading as early 
wares. It is not inconceivable that Bow did use sueh Chelsea, Longton Hall, or even Girl-in-a-Swing 
a recipe and if so, we suggest that there may be ex- poreelain. 
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Analytical method and comparison with previous 
analyses 

The classification of Bow porcelain proposed in this 
paper is based on the analytical results obtained 
through the analysis of small amounts of ceramic 
powder obtained from a number of Bow porcelain 
items. This eeramie powder (and where required as¬ 
sociated glaze material) was obtained by lightly 
abrading unglazed basal footrims or chipped sur¬ 
faces of each porcelain item. Samples of abraded ce¬ 
ramic powder and glaze were mounted in PVC 
blocks and eaeh block was then polished. 

Presented in Table 2 are the comparative analyti¬ 
cal results obtained from four Bow second patent 
porcelain items, by Eeeles and Raekham (1922) 
using elassieal gravimetric methods and by Tite and 
Bimson (1991) and in this study using scanning 
electron microscope (SEM) techniques with an at¬ 
tached energy-dispersive X-ray spectrometer. In the 
ease of the Tite and Bimson analyses, the results 
were obtained from solid fragments of porcelain, 
whereas the analytical results obtained in this study 
were from abraded powder. The four items analysed 


were a white moulded pedestal sauceboat with gild¬ 
ing (B20), a portion of a white prunus coffee eup 
(B16), a portion of an underglaze blue leaf dish 
(B18), and a fragment of an underglaze blue bowl 
(B43). The first three items, from the collections of 
the Victoria and Albert Museum, have each been an¬ 
alysed by all three groups of workers, whereas the 
last (B43) held by the British Museum, was analysed 
by Tite and Bimson and for this study. In the case of 
this study it should be remembered that the SEM 
analyses earried out were on small amounts of pow¬ 
der and any in homogeneity in the porcelain body or 
in the sample collection and preparation will be re¬ 
flected in the final analysis. Where powdered mate¬ 
rial is used for SEM analysis the eount rates are 
invariably lower than where solid ceramic material is 
used. Consequently detection levels in the former 
are poorer and precision may be lower. 

With the white sauceboat there is reasonable 
agreement in most instances for the various elements 
between the various authors, however the amount of 
PbO reported by Eeeles and Raekham (1.75 \vt%) is 
probably in error as the other two analyses record 
levels of PbO below detection level. In the case of 


A B CD 



1 

2 

3 

1 

2 

3 

1 

2 

3 

2 

3 

Si0 2 

43.58 

45.6 

46.4 

55.1 

50.7 

58.4 

50.38 

49.2 

50.31 

51.2 

50.8 

Ti0 2 

nd 

0.5 

0.3 

nd 

0.2 

0.2 

nd 

0.3 

0.3 

0.3 

0.3 

A1 2 0 3 

8.36 

8.7 

8.5 

16.50 

5.6 

4.3 

7.78 

5.6 

5.3 

5.6 

4.7 

FcO 

nd 

0.5 

0.4 

trace 

nd 

0.2 

nd 

0.3 

0.3 

0.3 

0.3 

MgO 

0.6 

0.6 

0.4 

0.40 

0.4 

0.4 

trace 

0.3 

0.3 

0.6 

0.4 

CaO 

24.47 

23.6 

23.0 

15.12 

23.8 

18.8 

24.87 

24.5 

22.87 

23.2 

22.6 

Na 2 0 

1.2 

0.8 

0.67 

0.31 

0.5 

0.7 

0.70 

0.5 

0.85 

0.6 

0.2 

K 2 0 

0.85 

1.1 

0.95 

0.70 

0.7 

0.5 

0.53 

0.6 

0.55 

0.6 

0.7 

P 2 0 5 

18.95 

18.6 

19.4 

11.50 

15.8 

14.9 

13.66 

16.2 

16.28 

15.3 

17.9 

PbO 

1.75 

bdl 

bdl 

? 

bdl 

bdl 

1.49 

0.4 

0.2 

0.4 

bdl 

S0 2 

nd 

bdl 

bdl 

nd 

2.0 

1.6 

nd 

2.1 

2.75 

1.9 

2.1 

Total 

99.76 

100.0 

100.0 

99.63 

99.7 

100.0 

99.41 

100.0 

100.1 

100.0 

100.0 


1. Eeeles and Raekham, (1922) 

2. Tite and Bimson, (1991) 

3. this study 

A. white moulded pedestal sauceboat with gilding (V&A: C.673-1920; B20) 

B. portion of a white applied prunus eoILee eup (V&A: C.590-19I9; B16) 

C. portion of an underglaze blue leaf dish (V&A: Cl 6-1920; B18) 

D. fragment of an underglazc blue bowl ~1756 (Brit. Museum Research Lab. 32703; B43) 

bdl below detection level 

nd not determined 

? uncertain whether below detection level or not determined 

V&A Victoria and Albert Museum 


Table 2. Comparative analyses by Raekham and Eeeles (1922), Tite and Bimson (1991), Ramsay and Ramsay (this study) 
of various Bow items. 
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Na 2 0 value of 0.67 wt% recorded by us is probably a 
little too low. Dorset ball clays have around 0.4 wi % 
Na 2 0 (Table 3) and this clay comprises approxi¬ 
mately 25 wt% of the porcelain body associated with 
the Developmental, New Canton, and Target periods 
as shown in this study. On that basis there should be 
at least 0.1 vvt % Na : 0 in the body of the porcelain. 
With the further addition of glass cullct, which com¬ 
prises some 5 \vt% of these bodies, a value of at least 
0.8 wt% Na 2 0 is more likely based on the assump¬ 
tion that many mid 18 th century alkali glasses had 
Na 2 0 levels in the vicinity of 2 - 4 wt% . 

With the white prunus cup the problem of the de¬ 
termination ofALOj gravimetrically is shown in the 
results obtained by Ecclcs and Rackham and their 
value of 16.5 wt% A1 2 0 3 15 regarded as incorrect. 
Both Tite and Bimson and this study report values of 
5.6 and 4.3 wt% AI 2 0 3 respectively. The values for 
Si0 2 , CaO, and P 2 0 5 are somewhat variable between 
all three analyses. In the case of the underglaze blue 
leaf dish, both A1 2 0 3 (7.78 vvt%) and PbO (1.49 
wt%) as determined by Eccles and Rackham arc 
most likely too high, whereas CaO (22.87 wt%) ob¬ 
tained for this study is probably a shade too low. 
Both Tite and Bimson and this study broadly agree 
on the amount of sulphur expressed as S0 2 (2.1 and 
2.75 vvt%) present in the body. Finally in the case of 
the underglaze blue bowl, which was not analysed by 
Eccles and Rackham, there is broad agreement be¬ 
tween Tite and Bimson s results and our analysis, 
with the exception of P 2 0 5 , thus giving the Tile and 
Bimson analysis a bulk Ca0/P 2 O 5 (molecular pro¬ 
portions) 3.84 and our analysis 3.20. We question the 
value of 0.4 wt% PbO recorded by Tite and Bimson. 
Based on our work we conclude that lead was typi¬ 
cally absent during the Bowcockperiod and we sug¬ 
gest that there was negligible lead in B43. 

BOW FIRST PATENT PORCELAINS 

The key document, which has led to the recognition 
of the identity of the Bow first patent porcelains, is 
the 1744 patent of Heylyn and Frye. Yet for over one 
hundred years this document has been marginalised, 
underestimated, and at times dismissed as not worth 
the paper it is written on (Burton, 1902), entered 
merely to make a porcellaneous material and not 
wares themselves (Tail, 1959), cautious (Tait, 1959), 
almost certainly unworkable (Watney, 1963, 1973), 
and experimental (Bradshaw, 1992). In a detailed 
discussion of this patent, Ramsay et al. (2006) sug¬ 


gest that such claims and attitudes may be without 
foundation. They contend that a combination of cir¬ 
cular arguments, an unfortunate abridgement of the 
patent’s wording (Chaffers, 1863), an incorrect com¬ 
position for the glass frit as used in the patent 
(Church, 1881, 1885) and utilised by Burton (1902) 
in his failed attempts to replicate Bow first patent 
porcelains, a quote from the patent taken out of con¬ 
text regarding the manufacture of a certain material 
whereby a ware might be made (Tait, 1959), and un¬ 
substantiated claims by Watney (1963, 1973) possi¬ 
bly derived from Burton that the nneka-b&sed 
formula was almost certainly unworkable, have all 
combined to diminish the significance of what Ram¬ 
say et al. (2004a, 2006) regard as a landmark docu¬ 
ment in the history of Anglo-American ceramic 
development. 

The startling feature of the Bow first patent of 
1744 is that it specifies a clay, or earth, the produce 
of the Cherokee nation and referred to by these peo¬ 
ple as tineka . Other contemporary documents can be 
inferred to support the patent in its claim that the 
source of the clay was located in the New World, on 
the reasonable assumption that these documents 
refer to the same ceramic concern. William Cook¬ 
worthy in his letter to his friend Dr Hingston, both 
identifies the composition of the clay as China clay 
and its source as being ‘on the back of Virginia’. 
Robert Dossie (1758) states that this kaolin was 
found ‘on the back of Carolina’. This minor discrep¬ 
ancy in location of the clay or earth is discussed by 
Gilmer (1948), who notes that the location of the 
North Carolina-Virginia Stale border on the ground 
was uncertain in the 1740s. Furthermore the word 
tineka (spelt ttnaker in the patent and in most subse¬ 
quent publications) is a Middle Cherokee word for 
white (DeVorsey, 1971), thus suggesting an associa¬ 
tion with someone who had knowledge of the Chero¬ 
kee people. Finally these two documents specify that 
an agent was, or had been sent to procure supplies of 
this clay, with Dossie recording that the factory' con¬ 
cerned, which had an interest in this China clay, was 
located near London. This specified location near 
London with an interest in China clay eliminates vir¬ 
tually all known porcelain concerns of the day with 
the possible exception of Bow and the little under¬ 
stood concern at Greenwich. 

Tait (1963: 200) correctly observes that the loca¬ 
tion of this clay was somewhere in the remote hinter¬ 
land in the territory of the Cherokee Indians, though 
he fails to substantiate the basis for its discovery date 
by Andrew Duche as being 1739. However in the 
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same publication Tait confuses this location with a 
second locality, which he claims was on Dobbs 1 land 
near water in Edgecombe County, North Carolina. 
To confuse matters even further Tait (1963: 203) 
states that this clay from Edgecombe County became 
‘Duelie’s mines in America 1 and he further proposes 
with little supporting evidence that the clay was im¬ 
ported as ballast into Britain and used in second pat¬ 
ent phosphatie wares. This confusion between China 
clay, pipe clay or ball clay, and the i\vo Bow patents 
has occurred at numerous times (Tait, 1963; Fisher, 
1965; Adeney, 2003). G. Stevenson (written com., 
October 2004) records, 

It is my opinion that Campbell sent to his un¬ 
known correspondent a small box with a sample 
of white clayey marl. Campbell’s brother-in-law, 
Alexander MeCulloh of Elk Marsh, lived in the 
northern part of Edgecombe County (now 
Halifax County) where one finds clayey shell 
marls of the Miocene that show a range of cal¬ 
cium carbonate from 36% to 87%. He, Campbell, 
thought it resembled what he had seen at Bow 
and sent a sample to his correspondent for his 
opinion on the subject. 


If Stevenson is correct with respect to the Edge¬ 
combe County location, then the chemical composi¬ 
tion of this calcareous earth grading to a fossiliferous 
limestone containing between 36 - 87% CaCCfy, 
would effectively deny that this material w f as ever 
used at Bow. Moreover mining records for this 
county in North Carolina fail to identify any mining 
and export of clay during this period. Freestone 
(1996) suggests that the most likely source of the 
uneka or China clay w f as to be found at Spruce Pine 
or in the Franklin region of far west North Carolina. 
Ramsay ct ak (2001) explored the region north of 
Franklin, Macon County, NC and discuss in some 
detail the likely locality of this clay in the catchment 
of the Little Tennessee River. They identify the most 
likely mine site, they provide both a chemical analy¬ 
sis and the mincraology (90% halloysitc and 10% 
kaolinite) of a purified sample of this white clay 
(Table 3), and they further note that Watts (1913) 
may have been the first modern authority to link this 
locality with Bow. 

The composition of the glass frit used in the pat¬ 
ent has been subject to some debate. In 1885 Church 
published his book English Porcelain and in it, based 



1 

2 

3 

4 

5 

Si0 2 

44.8 

52.0 

54.0 

54.4 

62.69 

Ti0 2 

0.010 

0.95 

1.30 

1.3 

bdl 

A1 2 0 3 

38.4 

32.0 

30.0 

30.2 

0.49 

FeO 

0.04 

1.3 

1.2 

1.2 

0.76 

MgO 

0.03 

0.51 

0.40 

0.4 

29.93 

CaO 

0.06 

0.26 

0.30 

0.3 

0.30 

k 2 o 

0.33 

3.1 

2.9 

2.9 

0.02 

Na 2 0 

0.06 

0.46 

0.35 

0.35 

0.03 

LOI 

16.25 

9.5 

8.9 

9.0 

5.48 

Total 

100.00 

100.08 

99.35 

100.0(5) 

99,70 


1. kaolinite clay (uneka), lotla Mine, Maeon County, NC (Ramsay et al., 2001: Table 1). This total includes P 2 0 5 0.02 and MnO 
<0.01 wt%. Iron is reported as Fe 2 0 3 . A significant list of trace elements for this clay is given by Ramsay et al. (2001). The 
sample comprises halloysitc ~90% and kaolinite HO wt% and it is proposed that this elay was used in Bow first patent wares 

2. ball elay, Crcekmorc Sequence, Dorset. Mean analysis based on extensive sampling by Imerys Minerals (A. Deeming, written 
eom., January 2003) 

3. ball clay, Broadstone Sequence, Dorset. Mean analysis based on extensive sampling by Imerys Minerals (A. Deeming, written 
com., January 2003) 

4. ball clay, Broadstone Sequence, Dorset. Analysis No. 3 normalised to 100 wt% 

5. tale (Deer et al., 1992: Page 329, No. 3) 

LOI loss on ignition 

bdl below detection level 


Table 3. Chemical analyses for various clays deduced to have been used at Bow. 
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on his 1880 cantor lecture (Church, 1881) states that 
the glass frit comprised one part potash (potassium 
carbonate, K 2 C0 3 ) and one part sand or flint (silica, 
Si0 2 ), 

The two patents taken out in connection with the 
Bow works disclose two essentially different 
porcelain-bodies. The 1744 specification of 
Edward Heylyn and Thomas Frye gives, as the 
ingredients, one part of potash, one part of sand 
or flint, and from one to four parts of a kind of 
porcelain-clay called unaker, from which the 
sand and mica had been removed by washing, 
from the Cherokee territory, North America: the 
glaze contained seven of potash-glass to one of 
unaker. 

However Church provides no basis as to why the 
only (lux used in the manufacture of this glass was 
potassium, neither does he provide any reason why 
the proportions should be one part silica to one part 
potash. Subsequently Burton (1902) attempted to 
manufacture analogue 1744 patent porcelain wares 
using Church’s proposed glass composition but he 
complained that such a glass composition, on being 
ground dissolved with water and then on being 
mixed with China clay, set like cement. Burton’s 
judgment of the patents specifications was that they 
were not worth the paper on which they were written 
and that no porcelain wares could have been made 
following the patent recipe. 

In a more recent investigation of the glass com¬ 
position (Ramsay et a]., 2006) it is concluded that a 
potash glass composition, as initially proposed by 
Church, is not in accord with the patent specifica¬ 
tions and that predicated on the use of kelp and other 
vegetable ashes (as specified in the patent) at least 
some sodium and the all important glass-stabilizer in 
the form of calcium (or even some magnesium) 
would have been present. Based on the results ob¬ 
tained through the firing of analogue 1744 patent 
wares, Ramsay et al, (2004a) suggest that the glass 
employed was a lead-free, lime-alkali glass with 
CaO ~I0 wt%, Na 2 0 -8 wt%, and K 2 0 ~5 wt%. 
Minor levels of MgO -2 wt% and even P 2 0 5 could 
also have been present (Freestone, 1996; Owen and 
Culhane, 2005). They further note that very low lev¬ 
els of lead found in some 'A’-marked wares, indicate 
that the proprietors may have been buying bulk lots 
of glass eullet contaminated with a small component 
of lead-bearing glass, rather than manufacturing 
their own in-house glass as stated in the patent. 

Briefly, the patent requires this China clay or 
uncka (Binns, 1898; Dillon, 1904; Hurlbutt, 1926) 


and an lime-alkali glass to be mixed in various pro¬ 
portions ranging from 1 clay to I glass through to 4 
clay to I glass, and then to be formed into various 
shapes and fired at an inferred moderate temperature 
(~950°C) to the porous biscuit. Subsequently the 
wares, provided they emerged very white from the 
initial firing, were glazed using a diluted mixture of 
clay to glass and then fired at the final inferred tem¬ 
perature of 1279°C (heat-work level of Orton cone 9 
-90° deflection at 150°C per hour) as measured by 
Ramsay et al. (2004a). 

Professor Nigel Wood (written com., 2005) 
makes a significant comment that one ofhis research 
students has been working on crystalline glazes 
(high zinc) and has tested a range of mixtures of 
China clay and lime-soda glass to make what Wood 
describes as a mid-temperature glaze. Apparently 
this student obtained good results at 1170°C with a 
recipe of 70 glass : 30 clay and at 1200°C this glaze 
became well matured. Wood also notes that the 1744 
patent gives a number of body recipes but one glaze 
recipe only. This suggests to him that unlike the 
Cookworthy patent, which was definitely a low-bis¬ 
cuit, hard-glost process, the 1744 patent proposed 
several high-firing body recipes but one lower-tem¬ 
perature glaze recipe, i.c. one glaze reeipe fits all. 
We note that firstly the patent wording states. 

It is then to be dipt into the following glaze:- 

Take unaker forty pounds.. and left of 

a proper thickness for the ware to take up a suffi¬ 
cient quantity. When the vessels, ornaments, &c, 
are dry, put them into the kiln in eases, burn 

them with a clean wood fire. 

From this quote we infer that the various wares 
were still porous after the initial low-biscuit firing 
when they were dipped in liquid glaze (..Jake up 
sufficient quantity). When firing analogue 1744 pat¬ 
ent wares (Ramsay et al., 2004a) it was observed that 
it was difficult to get the glaze to stick to the un¬ 
glazed, high-fired, porcelain surface. Secondly we 
note that the patent deals essentially with a 1 clay : 1 
glass body and we infer that the glaze specifications 
refer to that body. Although the patent specifications 
do mention other possible clay : glass ratios, these 
additional ratios to our way of thinking are written in 
a somewhat casual manner and there is no indication 
that the glaze specifications necessarily apply to 
these additional variations in body composition. 
Lastly our glaze composition using Cherokee clay 
and a lime-alkali glass fully matured at around 
1280°C. 
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Chemistry of Bow first patent wares 

Ramsay ct al. (2001, 2003, 2004a, b) have proposed 
that the products of the 1744 patent comprise the 
hitherto enigmatic ‘A’-marked group of porcelains. 
Collectively this group of porcelains, which numbers 
some 38 or 39 extant items, is chemically and miner- 
alogically unique among English porcelains (Table 
4) with SiC >2 varying from 59.5 - 65.2 wt%, AI 2 O 3 
from 19.5 - 27.7 wt%, and CaO 5.1 - 7.3 wt%, with 
Si 02 /Al 203 -5.2 and SiCb/CaO -10.8 (moleeular 
proportions) (Ramsay et al M 2003, 2004a, b). Binns 
(1898) appears to have been the first to recognise 


that Bow first patent porcelains required the addition 
of a China clay and that the resultant body, depend¬ 
ing on the amount of China elay added, would have 
been hard-paste. Likewise Tiffin (1874) noted that 
early Bow poreelains would have been hard-paste 
but little credence appears to have been given to 
these highly important observations. Arthur Lane 
(1958) from visual observation, deduced that this 
porcelain group comprises some kaolinite clay and 
that compositionally these porcelains were of a hy¬ 
brid hard-paste composition. Subsequent work by 
Ramsay and Ramsay (2006) and Ramsay et al. 
(2004a; 2005a, b), who in concert with Binns and 



1 

2 

3 

4 

5 

6 

7 

8 

9 

10 

11 

Si0 2 

61.8 

68.3 

59.5 

63.5 

65.2 

63.6 

59.7 

68.1 

74.4 

72.9 

75.6 

Ti0 2 

trace 


nd 

< 0.2 

0.2 

< 0.1 

bdl 

0.1 

bdl 

0.7 

0.8 

ALO 3 

22.9 

12.2 

26.4 

19.5 

19.8 

23.2 

27.7 

11.7 

8.3 

10.9 

9.2 

FeO 

0.02 


nd 

0.3 

0.3 

0.3 

0.1 

0.6 

0.4 

0.6 

0.5 

MgO 

0.02 

1.8 

1.17 

1.2 

1.3 

1.3 

0.3 

1.0 

1.5 

0.8 

1.2 

CaO 

7.5 

7.5 

5.83 

6.1 

5.4 

5.1 

7.3 

13.6 

10.7 

6.5 

4.8 

Na 2 0 

7.7 # 

6.0 

3.76 

4.2 

4.6 

4.3 

3.7 

2.2 

2.2 

2.6 

1.0 

K 2 0 


3.6 

2.76 

3.6 

2.2 

2.1 

1.2 

2.2 

2.5 

3.1 

2.9 

PbO 

bdl 

0.4 

nd 

0.4 

0.6 

bdl 

bdl 

0.4 

bdl 

1.2 

2.5 

p 2 o 5 

0.01 


nd 

0.5 

bdl 

bdl 

bdl 

bdl 

bdl 

0.4 

<0.3 

Sn0 2 

bdl 


nd 

trace 

bdl 

bdl 

bdl 

bdl 

bdl 

trace 

1.3 

SO 3 

bdl 


nd 

nd 

0.4 

bdl 

bdl 

bdl 

bdl 

nd 

nd 

Total 

99.95 

99.8 

99.42 

99.3 

100.0 

99.9 

100.0 

99.9 

100.0 

99.7 

99.8 

Various oxide ratios (\vt%) 












3 

4 


5 

6 

7 

10 

11 


Si0 2 /Al 2 0 

3 

2.3 

3.3 

3.3 

2.7 

2.2 

6.7 

8.2 


SiOVNaX) 

15.8 

15.1 

14.2 

14.8 

16.1 

28.0 

75.6 



1 . theorclieal composition of body made according to the 1744 patent (Ramsay ct al., 2001). Na 2 0 and K 2 0 combined 

2. theoretical glaze composition made according lo the 1744 patent (Ramsay et al., 2003) 

3. teapot lid, V&A Museum, C. 207A-I937. Charleston and Mallet (1971: page 92). Charleston and Mallet (1971) No. 2 

4. W. W. Winkworth fluted cup; British Museum, M&LA 1995.11-3.1. Charleston and Mallet (1971) No. 17. Analysis reported 
by Freestone (1996) 

5. tlutcd cup; private collection. Charleston and Mallet (1971) No. 25. Analysis reported by Ramsay et al. (2003: B14) 

6 . W. W. Winkworth teapot; private collection. Charleston and Mallet (1971) No. 14. Analysis reported by Ramsay et al. (2003: 
B51) 

7. covered sugar bowl; Melbourne Cricket Club Museum, M5369.1. Charleston and Mallet (1971) No. 10. Analysis reported by 
Ramsay et al. (2004b: B97) 

8 . glaze composilion lo fluted cup (Ramsay ct al., 2003) 

9. glaze composition to covered sugar bowl (Ramsay et al, 2004b) 

10. mean of 13 analyses of Limehouse porcelain body (Freestone, 1996) 

11. Pomona porcellaneous hody (Freestone, 1993) 

nd not determined 

bdl below detection level 

# combined Na 2 0 4 K 2 0 

Table 4. Chemical analyses of Bow first patent porcelains of the !A marked period (~ 1743 - 1745). 
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Fig. 4. Selected images of Bow first patent porcelains. This small group comprises refractory China elay deduced to have 
been sourced from the Carolinas and a glass frit. This recipe conforms in starting materials and the general proportions to the 
specifications contained in the 1744 ceramic patent of Heylyn and Frye. The resulting body is both high-fired and liard-pastc. 
Fig. 4a, hexagonal teapot with replacement silver spout. East London, England, c. 1744 (B51). Hard-paste porcelain with an in¬ 
cised W to base. Height (H.) 78 mm. (Private collection). Decorated in the Kakiemon manner in a palette of iron red, bluish 
green, bright blue, yellow, black, and mauve. Compositionally this teapot comprises China elay (50.1 wt% - hydrous) and lead- 
free glass cullct (49.9 wt%). Fig. 4b, fluted decagonal cup. East London, England, c. 1744. Hard-paste porcelain, unmarked. 
H. 60mm. (Taylor collection). Fig. 4c, fluted decagonal cup. East London, England, c . 1744 (BI4). Hard-paste porcelain with 
an incised ‘A’ to base. H. 60 mm. (Private collection, photograph by courtesy of Mercury Antiques.) This cup suggests the influ¬ 
ence of J. G. Horoldt's decorating studio at Meissen with trailing flowers in the indiantsche Blumen manner. Fig. 4d, fluted de¬ 
cagonal eup, East London, England, c. 1744. Hard-paste porcelain with an incised ‘A’ to base, H. 60 mm. (Private collection, 
photograph by courtesy of E. and H. Manners.) This cup is likewise decorated in the indianische Blumen manner with a brown 
line to the rim. It is a recent discovery, not listed by Charleston and Mallet, being sold by Dreweatt Neate, Newbury’, October 9 th , 
2002, lot 376. A companion unmarked cup with simple rolled handle, resides in the Cecil Higgins Museum, Bedford. Fig. 4e, 
covered sugar bowl, East London, England, c. 1744 (B97). Hard-paste porcelain with an underglaze blue *A’ to base. H. 78 mm. 
(Collection of the Melbourne Cricket Club Museum, accession No. M5369.1, photograph by courtesy of Erin O’Brien.) This 
bowl comprises China clay (59 wt% - hydrous) and lead-free glass cullct (41 wt%). It is decorated with four vignettes derived 
from ‘children’s pastimes* and is part of a teaset, which includes in addition a teapot, cream jug, and three saucers. 
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possibly Tiffin (1874), argue that the porcelain body 
is in fact a hard-pastc composition and hence would 
pre-date Cookworthy s "true hard-pastc’ patent by a 
quarter of a century (Fig. 4). 

Lane (1958) includes a report on spectrographie 
analyses of four ‘A'-marked items by Bimson of the 
British Museum. In this account Bimson identifies 
the presence of Si, Al, Mg, Ca, Na with minor 
amounts of Cu, Sn, Pb, Mn, before exploring Ucwelkc 
or Cozzi attributions, both 18 th century factories lo¬ 
cated around Venice. 

The first reported partial analysis of an item of 
‘A'-marked porcelain is found in Charleston and 
Mallet (1971) based on an analytical report provided 
by Dr M. J. Hughes and M. Bimson. In this study the 
elements Si, Al, Ca, Mg, Na and K only were re¬ 
ported (Table 4), These results, coupled with the 
clear wording of the 1744 patent, the recognition that 
the ‘A’-marked group appeared to be of English deri¬ 
vation, and the prescient observations by Tiffin 
(1874), Binns (1898), Dillon (1904), Hurlbutt 
(1926), and Lane (1958) constituted the basis for a 
not unreasonable deduction that there was a signifi¬ 
cant relationship between Heylyn and Frye, the W- 
marked group, a hard-paste porcelain body, and the 
1744 patent. In addition the first X-ray diffraction 
study of six samples from the collections of the Vic¬ 
toria and Albert Museum {Nos, 2, 3, 4, 6, 8, 11 
(Charleston and Mallet, 1971:92)} is also presented 
and all six samples demonstrate the presence of a 
calcium plagioelase (~anorthitc). Based on this 
work. Charleston and Mallet speculate that the either 
ball clay or China clay may have been used in the 
body and that if porcelain material produced under 
the 1744 Bow patent was a kind of modified hard- 
paste, its formula might have borne some resem¬ 
blance to that of the ‘A’-marked group. 

Freestone (1996) carried out an additional 
chemical analysis on the body of a fluted cup 
housed in the collections of the British Museum 
(M&LA 1995.11-3.1) and listed in Charleston and 
Mallet (1971) as No. 17. Unlike the partial analysis 
derived from the flange of a teapot (V&A C207A- 
1937) using a combination of atomic absorption 
spectroscopy and flame photometry as reported by 
Charleston and Mallet (1971), Freestone used a 
scanning electron microscope together with an at¬ 
tached X-ray analyser to obtain his analysis. In ad¬ 
dition, a partial qualitative analysis of the glaze on 
an ‘A’-marked teapot, also housed in the British 
Museum (M&LA 1938.2-15.1) was undertaken. 
Freestone reports that the body of the porcelain 


fluted eup comprises ‘islands’ rich in aluminium 
and calcium (Ca/Ca+Na ~0.75 = calcium-bearing 
plagioelase; bytownitc) set in a glassy aluniino-sili- 
cate glass. He also reports the presence of minor 
amounts of a calcium magnesium-silicate and a sil¬ 
ica phase considered to represent relict glass or frit 
particles, which on analysis demonstrates the pres¬ 
ence of around 1% phosphate. Freestone notes that 
such low amounts of phosphate arc the general lev¬ 
els found in many post-medieval glasses. The bulk 
composition of the body is given in Table 4, with 
Si0 2 63.5 wt%, Al 2 0 3 19.5 vvt%, and CaO 6.1 wt%. 
FeO, Ti0 2 , PbO, and P 2 0 5 were all shown to be low 
or below detection level. The partial analysis of the 
glaze gave around 10 wt% CaO, 4 \vt% K 2 0, and 
around 0.5 wt% PbO. The critical elements Na 2 0 
and A1 2 0 3 were not analysed. 

In his* conclusions Freestone (1996), although 
noting the good correspondence between the 1744 
patent and ‘A'-markcd wares, records clear parallels 
with the bodies produced at both Limehouse and Po¬ 
mona. We suggest that these parallels are not as close 
as Freestone might have suggested on the following 
grounds. Firstly the clay used by the Bow proprietors 
was a primary residual or China clay, containing 
very low-levels ofTi0 2 and FeO, whereas both Po¬ 
mona and Limehouse used what appears to have 
been a ball clay, probably derived from Dorset or 
even Devon, and characterised by significantly 
higher levels of these two colorant oxides. The China 
clay used at Bow was a refractory, high-firing clay in 
contrast to the more easily fusible clay used by both 
Pomona and Limehouse. Freestone (1996) recog¬ 
nises that a China clay may have been employed in 
the body of ‘A’-marked wares and to strengthen a 
possible Limehouse attribution, speculates that these 
wares might represent a special cargo of clay re¬ 
ceived at Limehouse, presumably from the Caroli- 
nas. Secondly the body of ‘A’-marked w'arcs as 
specified in the patent, comprises two initial compo¬ 
nents, namely Cherokee clay and a glass frit. In con¬ 
trast ceramics from both Limehouse and Pomona 
contain a third component, in addition to glass frit 
and clay, and that is crushed or milled silica as noted 
by Freestone. A third significant difference between 
Bow first patent porcelain wares and Pomona and 
Limehouse products can be found in the levels of 
Si0 2 , A1 2 0 3 , and Na 2 0 with Si0 2 /Al 2 0 3 for ‘A’- 
marked porcelain ranging between 2,2 - 3.3 and for 
Limehouse in the order of ~6.7, and Pomona ~8.0 
(Table 4). Si0 2 /Na 2 0 for the ‘A’-marked porcelain 
body clusters around 15, whereas for Limehouse 
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around 28 and even higher for Pomona. Various dif¬ 
ferences in chemistry of the body between these 
three factories are graphically shown in discriminant 
ternary diagrams (Ramsay et al., 2003). 

In the ease of Bow first patent or TV-marked 
glaze composition, two analyses are provided in 
Table 4. As recorded by Ramsay et al. (2003) the 
glaze is of a SiCL-ALOj-CaO type with negligible 
Ti0 2 , FeO, and PbO. The key feature of this glaze is 
that it is most likely a high-firing glaze, assumed to 
have been fired at the same time as the body in the 
manner of both the Chinese and Meissen. This tem¬ 
perature has been recorded to be in the order of 
1280°C fora I clay : 1 glass frit body (Ramsay et al., 
2004a). When plotted on discriminant ternary dia¬ 
grams (Ramsay et al., 2003) it can be shown that 
Bow first patent glazes are unique for 18 ,h century 
English compositions with possibly the closest glaze 
compositions recognised to date for that period oc¬ 
curring on the hard-paste porcelains of Plymouth 
and Bristol. These latter glazes are highly silieeous 
with high A1 2 0 3 (11.8 - 16.8 \vt%) and no PbO. 
However as noted by Ramsay et al. (2003) the CaO 
levels for both Plymouth and Bristol are significantly 
lower than that in either the theoretical Bow first pat¬ 
ent glaze or ‘A'-marked glazes. 

Significance of Bow first patent porcelains: Con¬ 
siderable acknowledgement and accolades have been 
given by the Chinese and the international commu¬ 
nity to the earliest Chinese porcelains believed to 
have originated in north China during the Sui-Tang 
dynasties. Likewise hard-paste Meissen porcelains 
produced by Bottger, the earliest soft-paste porce¬ 
lains out of Rouen and St Cloud, and the earliest 
commercial porcelains from North America by Bon- 
nin and Morris have deservedly received consider¬ 
able acknowledgement and regard by the ceramic 
community. In contrast, in the United Kingdom un¬ 
certainty has existed over the identity of any porce¬ 
lain manufactured by Hcylyn and Frye in east London 
based on their patent of 1744. This uncertainty is all 
the more inexplicable by virtue of the presence of 
clearly written and precise specifications, both dated 
and signed by five people, documents whose equiva¬ 
lents have been essentially denied to the present-day 
Chinese, French, Americans, and to a large degree 
the Germans. As demonstrated by Ramsay et al. 
(2006) this landmark patent has been marginalised 
and dismissed by many workers as unworkable, and 
at best regarded as experimental. These doubts, 
which question the efficacy and significance of the 
1744 patent, have embedded themselves in the Eng¬ 


lish ceramic psyche for over a century and one of the 
foundations, which has supported this unfounded at¬ 
titude, is an unstated but potent circular train of rea¬ 
soning. This circular reasoning both tends on the one 
hand to regard the 1744 patent as unworkable, hesi¬ 
tant, cautious, and at best experimental, thus explain¬ 
ing why no first patent wares can be recognised and 
on the other hand reasons that because no first patent 
wares can be readily identified, this must indicate 
that the patent itself is unworkable, hesitant, cau¬ 
tious, and at best experimental. Consequently an un¬ 
founded state of denial can be traced through 
numerous English ceramic studies both in regard to 
the 1744 patent and to the products of that patent. 
These attitudes and views contrast with that of the 
French, who by mid 1745 recognised the superior 
compositional qualities of Bow first patent porce¬ 
lains over their own soft-paste wares and that of 
Chelsea. 

We note that both Ilillis (2001) and Freestone 
(1996) were willing to recognise a possible linkage 
between the Heylyn and Frye patent based on the 
specifications and depending on the identification of 
the clay used, with Hillis emphasizing the lead-free 
glaze composition recorded by Freestone for an TV- 
marked pieee. Likewise Errol Manners as quoted in 
Emerson et al. (2000), again apparently influenced 
by Freestones 1996 paper, appears to have been the 
first in print to recognise the Trinity namely that the 
1744 patent was not unworkable, the products of this 
patent were the TV-marked porcelains, and the pro¬ 
prietors were Heylyn and Frye at Bow. 

Based on the wording of the 1744 patent, the 
work of fellow ceramic historians including Binns 
(1898), Hurlbutt (1926), Lane (1958), Charleston 
and Mallet (1971), Mallet (1994), Freestone, (1996), 
Daniels (2003, 2007), and research to date by Ram¬ 
say, Ramsay, and eo-workers, we suggest that far 
from being 'unworkable' the 1744 patent of Heylyn 
and Frye is one of the major documents in English 
ceramic history. Moreover the products of this patent 
are arguably the most significant porcelains to have 
been produced in 18 th century Britain. Our reasons 
for these beliefs include the following; 

1. the recognition by Charleston and Mallet (1971) 
that the TV-marked group is probably of English 
derivation. We regard this observation to be 
highly important; 

2. the presence of the 1744 patent which details 
how these porcelains were made and without 
which it is doubtful that an attribution of the TV- 
marked porcelains could have been achieved; 
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3. the proposal that the ‘A’-marked group (Bow 
first patent wares) dates from c. 1743 and repre¬ 
sents the earliest commercial porcelains to have 
been made in the English-speaking world; 

4. the remarkable entrepreneurial effort involved in 
sourcing and transporting Cherokee clay in ex¬ 
cess of 8000 km from the interior of the Caroli- 
nas and across the Atlantic Ocean. This 
transportation of the clay involved avoiding In¬ 
dian objections, evading attacks by ‘Crackers/ 
and minimizing capture on the high seas by ei¬ 
ther the French or the Spanish. No other nation¬ 
ality or ceramie entrepreneur, to our knowledge, 
prior to the inception of the Bow manufactory 
went to such efforts and distances in procuring 
essential raw materials; 

5. the first high-firing, hard-paste commercial por¬ 
celains to have been made in the English-speak- 
ing world using a refractory China clay. These 
hard-paste porcelains pre-date Co ok worthy’s 
‘true hard-paste’ wares by a quarter of a century, 
yet little attention has been drawn to this remark¬ 
able milepost with the exception of Binns (1898) 
and possibly Tiffin (1874) and Lane (1958); 

6. the use of an associated high-firing, Si-Al-Ca 
glaze, whieh appears to have been fired contem¬ 
poraneously with the ceramic body, in the man¬ 
ner of both the Chinese and Meissen. Here we 
note an alternative suggestion mentioned above 
as proposed by Nigel Wood; 

7. the absence of lead as a significant component in 
either the body or the glaze, again after the man¬ 
ner of both the Chinese and Meissen; 

8. based on the firing of analogue 1744 patent wares 
(Ramsay et al., 2004a) there is a close physical 
appearance to Oriental and Meissen porcelain as 
demonstrated by the presence of a senii-eonchoi- 
dal fracture, the high-firing character of both 
body and glaze whieh we regard as having been 
fired contemporaneously, the absenee of lead in 
both body and glaze, physical hardness, degree of 
translucency, the bonding of the glaze to the por¬ 
celain body, the distinct retexturing and degree of 
re-crystallization at the micro level, and ability of 
the porcelain to exhibit good thermal stress prop¬ 
erties. These features are collectively absent from 
other English porcelain bodies of the 1740s and 
1750s, especially early Chelsea; 

9. the perceived first use of slip-casting in English 
porcelains; 

10. the remarkable and sophisticated level of 
enamelling; 


11. the first English factory to introduce Meissen- 
and/or Asiatic-derived deeorative themes to Eng¬ 
lish poreelain; and 

12. the distinct possibility that the ‘A’-marked group 
of poreelains may owe a considerable, yet unrec¬ 
ognised, debt to the Philadelphia ceramic tradi¬ 
tion out of eolonial America. Ramsay et al. 
(2004b) have suggested that although fired in 
London, Bow first patent porcelains may in fact 
reflect a considerable level of technological input 
from the New World. 

In the case of the ‘A’-marked porcelains Charleston 
(1965) notes the distinct English feel present in their 
potting, whereas the knobs on the teapots refleet 
types found on earlier Staffordshire wares. This sug¬ 
gests to us that Meissen prototypes may not have 
been readily available to the Bow proprietors in the 
early 1740s (a feature experienced by Chelsea some 
6-8 years later) and initially the potting forms 
found indigenous inspiration. This feature is possi¬ 
bly best seen in an ‘A’-marked teapot in the collec¬ 
tions of the British Museum (Charleston and Mallet, 
1971: No. 1; Ramsay et al., 2004b: Fig. 12) which 
beeause of its distinct linkages with Staffordshire or 
south London stoneware forms, possibly dates to 
around 1743, if not earlier. What we infer as repre¬ 
senting slightly later examples of the ‘A’-marked 
group (c. 1744 - 1745), may show Oriental influ¬ 
ences in form, as found for example in the covered 
sugar bowl (Charleston and Mallet, 1971: No. 10; 
Ramsay et al., 2004b: Figs 1 - 6). In the case of the 
enamelling, inspiration is in part indigenous, derived 
from the London theatre {a feature which reappears 
with various early figures associated with the New 
Canton period and again characteristic of Bow (Yar¬ 
brough, 1996)}, Meissen, and the Asiatic (either 
derived from Continental copies or direet from the 
Oriental). The example of enamelling found on the 
‘A’-marked snuffbox (Charleston and Mallet, 1971: 
No. 7; Ramsay et al., 2004b: Fig. 10) is closely com¬ 
parable to monochromatic Meissen harbour seenes, 
first introduced to that factory about 1724 and made 
popular there during the following decade. Daniels 
(2003) has drawn attention to William Duvivier as a 
possible candidate responsible for the decoration on 
this snuff box and her proposal is supported by the 
belief that William Duvivier supposedly arrived in 
England in 1743 and may have been executing har¬ 
bour seenes at Chelsea by 1751. 

Mallet (1994) discusses in some detail a porce¬ 
lain cane handle, initially procured by Elizabeth 
Adams and now residing in the collections of the 
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Victoria and Albert Museum. Four scenes are de¬ 
picted on the handle and Mallet records, 

While not totally discounting the possibility that 
this intricate design in its entirety might have 
been derived from a Meissen original, the execu¬ 
tion of the piece is sophisticated enough to sug¬ 
gest that whoever painted it was capable of 
working out such a design problem for himself. 
Examples of Asiatic decoration associated with 
Bow first patent wares can be seen in the Kakicmon- 
inspired decoration found on the so-called Wink- 
worth teapot now in a private collection (Charleston 
and Mallet, 1971: No, 14; Ramsay ct al., 2004b; Fig. 

11), on a two quail-patterned, fluted cup (Charleston 
and Mallet, 1971; No. 19; Ramsay ct al., 2004b: Fig. 
9) and on a white, fluted cup with applied prunus 
blossom, leaf, and twig decoration in the manner of 
the Chinese blanc de chine (Charleston and Mallet, 
1971; Nos. 26, 27; Ramsay ct al„ 2004b: Fig. 9). 
Both cups arc housed in the Dorothy Condon Falknor 
Collection of the Seattle Art Museum. In the case of 
the two quail-patterned cup it appears that the pat¬ 
tern was taken from a Meissen example rather than 
an Oriental original because as noted by Spero, Kak- 
iemon originals typically have both birds in the red, 
while Meissen examples depict one of the quails in 
blue. Thus by 1743 it appears that the Bow propri¬ 
etors were drawing on both indigenous and exotic 
forms in the modelling of their wares and their 
enamelling drew inspiration again from indigenous 
themes, from Meissen, and the Asiatic (Ramsay and 
Ramsay, 2006b). Such assurance and sophistication, 
we suggest, reflects a London origin for these porce¬ 
lains, with much of the output unashamedly directed 
at the luxury or ‘high-end' of the market. These re¬ 
markable initiatives predate Chelsea’s attempts by at 
least a year and the inescapable conclusion is that 
rather than Chelsea holding any sort of leadership 
role for a short while over other English porcelain 
manufacturers (Nightingale, 1881; Sandon, 1989; 
Spero, 2006), it was the Bow proprietors and their 
porcelain manufactory, which held that enviable po¬ 
sition - chronologically, technically, composition- 
ally, and artistically. 

The use of steatite by the Bow proprietors 

Whilst in Melbourne to speak at the Chelsea porce¬ 
lain exhibition held by the National Gallery of Victo¬ 
ria (Lcggc, 1984), John Mallet arranged for an 
unmarked tea-canister in the Gallery’s collections to 


be flown to London, where he compared it visually 
with other ‘A’-marked examples contained in the 
collections of the Victoria and Albert Museum, in a 
remarkable testimony to his visual skill. Mallet dis¬ 
counted a Chinese, Bow r second patent, Longton 
Hall, or a Continental origin, proposing instead that 
this tea-canister belonged to the ‘A’-marked group of 
porcelains of then uncertain attribution (Mallet, 
1994). 

For many years debate over the attribution of this 
tea-canister has occurred with some suggesting a 
Chinese origin, others a Continental attribution, and 
Sotheby's, in their auction catalogue of 1939, pro¬ 
posing a Bow second patent derivation, c. 1765 - 
1770. To add to the level of uncertainty. Mallet notes 
that the canister is illustrated in a book on Longton 
Hall porcelain (Bcnirosc, 1906). The canister was 
initially recorded as being in the W. T. Lawrence 
Collection in 1906. Subsequently it was sold at auc¬ 
tion at Sotheby's, London on July 6 th , 1939 - lot 91 
and was procured for the National Gallery of Victo¬ 
ria from Felton Bequest funds, where for some time 
it has been attributed to Bow. Deeorativcly the canis¬ 
ter comprises three motifs as described in Ramsay ct 
al. (2003: Fig. 13). The first is a brown enamelled 
and gilt multi humped-back island on which grow 
spiky trees with black-pencilled branches. The sec¬ 
ond motif, the key decorative feature referred to as 
the Island House pattern, comprises a further island 
grouping on which is sited an iron-red hut or bam 
built over a distinct yellow mound or base. The third 
feature is an iron-red pavilion or tent with distinctive 
internal curtains or drapes and an overhead banner, 
the whole being flanked by sage-green willow trees, 
which Ramsay et al. (2003) relate to large bats in 
flight. The palette is distinctive and can be traced 
into subsequent Bow second patent w'arcs in that it 
comprises black pencil outlines, an iron-red contain¬ 
ing a marked vermilion tinge, sage green wash, dis¬ 
tinctive yellow; and a thick opaque chocolate brown. 
Of particular note is the gilding, w hich w’c suspect 
was on-fired. 

Ramsay and Ramsay (2005a) discuss this canis¬ 
ter and present a chemical analysis of the body 
(Table 5). Based on these data they support Mallet’s 
attribution that the canister belongs to the ‘A’-marked 
group and they conclude that the tea-canister com¬ 
prises China clay based on the high A1 2 0 2 content 
(31.2 - 36.4 wt % with an average of 32.6 wt%) and 
Ti0 2 low' or below' detection level, as is PbO. Unlike 
other ‘A'-marked porcelains analysed to date 
(Table 4), the canister is distinctly magnesian lack- 
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Analysis 1 


Analysis 2 

Analysis 3 Average 

Si0 2 

45.8 


52.9 

60.0 52.9 

Ti0 2 

trace 


bdl 

bdl bdl 

A!A 

36.4 


31.2 

30.3 32.6 

FcO 

2.5 


3.9 

2.2 

2.9 

MgO 

6.3 


5.3 

2.3 

4.6 

CaO 

bdl 


bdl 

1.0 

0.3 

Na-,0 

4.2 


1.7 

bdl 

2.0 

K 2 0 

2.8 


3.0 

2.3 

2.7 

p 2 o 5 

0.4 


bdl 

bdl 

0.1 

PbO 

bdl 


bdl 

bdl 

bdl 

S0 2 

1.9 


2.0 

1.8 

1.9 

Total 

100.3 


100.0 

99.9 100.0 

Si0 2 /Al 2 0 3 

1.26 


1.70 

1.98 

1.62 

bdl below detection level 






Recipe 1 




Recipe 2 


China clay component 




China clay component 


China clay. 


64.3 


China clay. 

. 66.6 

Frit component 




Added components 


Crushed silica. 


12.3 


Crushed silica. 

.5.1 

Alum. 


.. 5.6 


Alum. 

.5.8 

Potassium carbonate. 

..3.2 


Potassium carbonate 

.3.3 

Sodium carbonate. 


..2.7 


Sodium carbonate.... 

. 2.8 

Calcium carbonate 


..0.4 


Calcium carbonate... 

.0.5 

Ferrous carbonate.. 


..3.8 


Ferrous carbonate. 

.3.9 

Magnesium carbonate. 

.. 7.7 


Talc. 

. 12.0 


Noies: 

Theoretical recipe calculated after S0 2 is converted to S0 3 and the total recast to 100%. 

Source of the elemental oxides FcO, MgO, Na 2 0, K 2 0, CaO calculated as being derived from carbonate sources. Based in the 
1744 patent, vegetable ashes were most likely the source for these elemental oxides. 

Alum {KA1(S0 4 )>.I2H 2 0} assumed to be the source of sulphur. 


Table 5. Chemical analysis and calculated recipe compositions (wt%) of a Bow high-magnesium tca-canistcr (B79). 


ing any appreciable calcium. In addition sulphur, de¬ 
duced to have been added to the paste in the form of 
alum {K,A1(S0 4 )>.12H 2 0} not gypsum on account 
of the negligible level of Ca in the porcelain body. 
Ramsay and Ramsay (2005a) give two theoretical 
recipes for this canister, the first accounting for the 
magnesium in the form of a magnesium-alkali glass 
frit and the second based on a steatite or soapstone 
formula. 

One of the reviewers of a draft of this manuscript 
prior to going to press, Dr Ian Freestone, makes the 
valid point that to have a glass eullet with high-mag- 
nesium and negligible calcium is outside our current 
understanding of 18 th century glass technology, es¬ 
pecially as vegetable ashes, based on numerous 
chemical analyses, always have calcium greater, if 


not significantly greater, than magnesium. On this 
basis the steatite-based recipe as given in Table 5 is 
likely to be a more reasonable representation of the 
paste used. This in turn raises significant questions 
as the Bow manufactory is not known for having ex¬ 
perimented with or utilised steatite, a raw material 
apparently confined to the wares of early Bristol, 
Vauxhall, Worcester, some Liverpool factories, and 
Caughlcy (Goddcn, 2004b.) 

It is now apparent that the significance of this 
tea-canister is not so much whether it is a member of 
Bow first patent porcelains (‘A’-marked group) but 
rather this item is the first creditable example attrib¬ 
utable to Bow in which magnesium, here inferred to 
be steatite, is the key additive. Support for a Bow at¬ 
tribution may be advanced on account of, 
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1. the nature and range of the palette used which 
finds parallels in early Bow second patent wares; 

2. the use of the on-glaze Island House or Island 
pattern on the canister, a motif highly character¬ 
istic of Bow second patent wares. Adams and 
Redstone (1981: 124) record this Chinese-in¬ 
spired design as being used on Bow tea wares of 
the middle 1750s. Bcgg and Taylor (2000: Nos. 
15 and 16) likewise illustrate a Bow coffee can 
with a simplified version of the pattern together 
with a Kangxi period tea bowl and saucer with 
the Island House pattern; 

3. the technical nature of gilding over a brown 
enamel base, which appears to be unique to Bow 
and is not found to our knowledge on other por¬ 
celains, be they English. Continental, or Orien¬ 
tal. This technique of gilding over a brown base 
is apparently confined to the early Bow manu¬ 
factory with examples found on various theatri¬ 
cal and Muses figures as illustrated by Begg and 
Taylor (2000: Nos. 6, 19, 192. 193, 194, 196). 
Errol Manners has pointed out (Manners, written 
com., 2004) that Meissen was gilding by about 
1715 and the London over-decorators of Chinese 
porcelains were gilding by around 1740, while in 
the case of both glass and enamels, gilding was 
well developed prior to the 1750s. Me further 
notes that the earliest recorded gilding on Eng¬ 
lish porcelain to date is on Bow Muses-type fig¬ 
ures and contemporary wares, where invariably 
this gilding is characterized by being applied 
over brown enamel, as with the tca-canister under 
discussion. This technique can be traced through 
the Bow output to at least the Target period of 
1754. Subsequently Manners (2005) recognises 
gilding on a salt-glazed tankard by John Dwight, 
c. 1695 and gilding on Chinese wares c. 1720. 

4. the high level of A1 2 0 3 in the body (32.6 wt%) is 
double to triple the absolute levels typically 
found in either Pomona or Limehouse Si-Al-Ca 
porcelain bodies. This high AL0 3 content is a 
feature of Bow first patent porcelains, not en¬ 
countered in other English porcelains until Wil¬ 
liam Cook worthy produced his hard-paste body 
in 1768. Exceptions to this include two "true por¬ 
celain’ sherds recovered from Bovey Tracey with 
30.6 and 30.9 wt% A1 2 0 3 (Owen et al., 2000) 
and three unglazed Pomona sherds whose mean 
composition is 27.9 wt% AL0 3 (Owen and 1 lillis 
(2003); and 

5. the presence of sulphur, assumed to represent 
sulphate sulphur in the paste, an additive which 


is highly characteristic of a significant propor¬ 
tion of the Bow porcelain output (Titc and Bim- 
son, 1991; Owen and Day, 1998; this study). To 
our knowledge no other English factory, until 
Isleworth commenced its bone ash recipe output 
during the 1760s (Freestone et al., 2001, 2003), 
added significant levels of sulphate sulphur to its 
porcelain recipe and consequently we regard this 
feature, based on current analytical data, to be an 
early Bow signature feature. In addition we sus¬ 
pect that this sulphur was added in the form of 
alum, a compound that we have tentatively iden¬ 
tified as being used at times in some early Bow 
second patent wares of the Developmental pe¬ 
riod. To our knowledge no other English 18 th 
century porcelain concern utilised alum. 

Based on the above reasoning we propose that 
there is now reasonable evidence to countenance the 
use of steatite by the Bow proprietors as a third signif¬ 
icant paste recipe in its factory output during the mid 
1740s. We accept that the above proposal is predicated 
on our correct assumption that the high-magnesium 
content reflects the use of steatite and our attribution 
of the canister to Bow. These deductions will need to 
be tested alongside other possible steatitic wares of 
uncertain attribution and any non-phosphatic wasters 
which might be recovered in the future from the for¬ 
mer Bow factory site, be that in Middlesex or Essex. 
Possibly the most significant point to arise out of this 
work so far is the recognition that it may no longer be 
valid to reject a Bow attribution based on the presence 
of a high-magnesium body and consequently a reas¬ 
sessment of a number of unusual magnesian items 
that have not fitted well with attributions to Worces¬ 
ter, Chaffers Liverpool or Vauxhall is now required. 
Research into a number of magnesian items of possi¬ 
ble Bow attribution is continuing and on going to 
press two other high-magnesium examples have been 
recognised based on analyses undertaken by the au¬ 
thors. One of these is a coffee cup in the Taylor collec¬ 
tion (B 100). This cup has what wc regard as typical 
Bow decorative features in the Island House pattern, 
the use of a prominent reddish brown, and the pres¬ 
ence of gilding over this characteristic enamel base. 
The second example relates to the George 11 busts 
(Delcvingnc, 1963; Watney, 1968) and detailed dis¬ 
cussions on this numbered group are given by Daniels 
(2007) and Ramsay and Daniels (in prep). 

On going to press the composition of an un¬ 
glazed waster from the Bow site on Stratford High 
Street (Redston, 1 969) was reported by us (Ramsay 
and Ransay, 2007). This waster has 72.5 wt% Si0 2 , 
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9.7 wt% MgO, and 220ppm Ni thus giving a calcu¬ 
lated recipe of 10 \vt% (hydrous) ball caly, 30 wt% 
(hydrous) talc, 20 wt% lime-alkali cullet, 15 wt% 
led cullet, and 25 wt% crushed silica. 


BOW SECOND PATENT PORCELAINS 

On 17 th November 1749 Thomas Frye filed a second 
patent on his own, which was subsequently ‘inrollcd’ 
on March 17 ,h in the following year (HM Stationery 
Office Patent No. 649 AD. 1749). This patent 
claimed to be capable of making a certain ware, 

.which is not inferior in beauty and fineness, 

and is rather superior in strength, than the earth¬ 
enware that is brought from the East Indies, and 
is comonly known by the name of China, Japan, 
or porcelain ware. 

The specifications required the use of an indis¬ 
soluble matter termed "virgin earth’, flint white peb¬ 
bles or clear sand, and pipe clay. The patent records 
that the ‘virgin earth’ is ground with the flint/whitc 
pebblcs/or clear sand to form balls or bricks, cal¬ 
cined and then ground ready to be mixed with the 
pipe clay. The composition of ‘virgin earth’ has been 
subject to some speculation and the question arises 
as to why Frye should have attempted to patent a 
substance of such an ill-defined composition and 
what protection did lie hope to derive from this pat¬ 
ent. The 1749 patent differs considerably from the 
1744 patent in that the raw materials do not require 
uneka or Cherokee clay and the glaze specified in 
the 1749 patent is instead a low-firing, lead glaze. As 
with the 1744 patent the specifications refer to deco¬ 
ration using undcrglaze blue (smalt or zaffer) with 
the ability to produce deeper or paler hues of blue. 

We can at this stage merely guess at why the Bow 
proprietors went to the trouble of taking out these two 
patents because as noted by Hillary Young (1999: 54) 
such patents in the 18 lh century rarely afforded the 
patentees much protection. In the case of the Bow 
first patent there are grounds for suspecting that the 
patent had more to do with attempts to proteet the 
vital primary resource, Cherokee clay. Based on 
compositional studies of wasters recovered from both 
Limchouse and Pomona, it might appear that both 
concerns were attempting to replieate the Bow first 
patent, however their inability to source high-firing, 
refractory, China clay meant that they were forced to 
rely on lower-firing ball clay and consequently they 
resorted to the application of a low-firing, lead-based 
glaze, rather than the higher firing Si-Al-Ca glaze 


used on Bow first patent wares. We also suspect that 
the use of lower-firing, ball clay required the addition 
of crushed silica (quartz sand or chert) in an attempt 
to stabilize the body in the face of rapid onset of py- 
roplasticity (melt phase) during firing. In the ease of 
the Bow second patent, the key material ‘virgin earth’ 
is so ill defined that we arc uncertain as to the rea¬ 
sons for entering this patent. We note that Daniels 
(written com., 2001) has suggested that a possible 
catalyst for the filing of this patent by Frye may have 
been perceived competition from other concerns such 
as Vauxhall, which was founded in 1751 and is known 
to have been experimenting with a bone ash recipe 
(Owen et al., 2000; Bimson and Freestone, 2002). 

Raw materials used in Bow second patent porcelain 

A major consideration in setting up a ceramic con¬ 
cern is the sourcing of raw materials and the associ¬ 
ated costs with supply. Adams and Redstone (1981: 
81) note that little attention has been given to the 
suppliers to 18 th century ceramic manufacturers with 
much of our current information derived from the ac¬ 
counts and notes kept by John Baddeley of Shelton in 
the middle of the century (Mallet, 1966, 1967). 

Ball clay. Unlike kaolinite or China clay, which 
is a primary or residual clay used in the 1744 patent, 
the clay specified in the Bow second patent is a sec¬ 
ondary or transported (i.c. dctrital) clay. Names used 
to refer to this material include ball clay, pipe clay, 
plastic clay, or argille plastique . A considerable 
range of accounts has occurred over the last 170 
years as to the nature of the clay used by Bow in its 
porcelain output. Simeon Shaw (1837:436) records. 
The potters of Bow and Chelsea, from com¬ 
pounding we 11-washed sand from Alum Bay, Isle 
of Wight, ground cullet, and pipe-clay, fabricated 
porcelain, which was covered with a glaze, 
chiefly of lead, which had considerable demand 
in the early part of the last century. 

This recipe corresponds to neither Bow first nor 
second patent recipes and moreover there is a subse¬ 
quent reference to this recipe by Burton (1906). We 
suggest that there may be grounds based on Simeon 
Shaw’s account for suspecting yet a further recipe 
type employed at Bow. 

Tait (1963) with little substantiation, claims that 
Duehe’s mines in America were the source for much 
of the elay used in second patent wares, however we 
can find little to support this claim. Fisher. (1965) 
states that initially up to 1749, the artificial paste 
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CLAY DEPOSITS OF SOUTH-WEST ENGLAND 



Fig. 5. Sketch map after Palmer and Witte (2000) showing the location of various primary residual and secondary trans¬ 
ported clay deposits in SW England. The primary China clay deposits of Cornwall arc associated with granite bodies while 
the various secondary or ball clay deposits relate to sedimentary basins, located in Devon and Dorset. Both the Pctrockstowc 
and Bovey Basins arc now fault-bounded. It might appear that the Wareham Basin was the major source of hall clay for 
Bow second patent porcelains. Not shown is the location on Lizard Peninsula, Cornwall of steatite associated with altered 
ultramafic rock, used initially by Bow and then by such factories as Worcester, Vauxhall, and Chatters Liverpool. 


was little more than glass, containing pipe clay to 
give whiteness, but from that time onwards until clo¬ 
sure bone ash was added. As recently as 2003 Begg, 
as reported by Adney (2003), surmises that early 
Bow second patent wares utilised uncka clay from 
the Americas, in complete contradiction to a signifi¬ 
cant body of published information and the second 
patent specifications themselves. 

Ball clays arc chemically and physically weath¬ 
ered, transported by streams, and then finally depos¬ 
ited under freshwater or paludal conditions. This 
mode of transport and deposition results in the clay 
collecting impurities in the form of carbonaceous ma¬ 
terial (hence the reference to blue or grey ball clay), 
iron and titanium oxides, and additional amounts of 
sand and silt. Deposition under reducing conditions 
has often developed small amounts of sulphide, as for 
example found in the Creckmore Sequence of the 
Wareham Basin, Dorset. The term ball clay apparently 
originates from the former practice of transporting 
such clay in nine inch cubed blocks, which then as¬ 
sumed a somewhat spherical form reflecting the plas¬ 
tic nature of the clay. John Mallet (1966) records that 
John Baddeley of Shelton in his account book show¬ 
ing transactions undertaken by Baddeley on behalf of 
Messrs. Reid and Co. records on 30 th July. 1758, 

Pd Esther Lyon for 200 Balls of Clay £5 


South-west England has been the traditional source 
for ball clay deposits (Fig. 5). Here three main local¬ 
ities have been exploited namely the fault-bounded 
Pctrockstowc and Bovey Basins (Oligoccne age: 28 
- 35 million years ago) and the Wareham basin (mid 
Eocene age: 40 - 50 million years ago) located fur¬ 
ther to the east and comprising pari of the larger 
Hampshire Basin in Dorset. Apparently Dorset ball 
clays were, and still are, prized for their high plastic¬ 
ity and pre-fired strength, and as a result of their rel¬ 
atively low-levels of colorant oxides, they fire white 
to ivory in color (Palmer and Witte, 2000). Moreover 
carbonaceous clays, which are highly characteristic 
of ball clays from the Bovey basin, are largely absent 
from the ball clay units in Dorset. Where carbona¬ 
ceous material dominates, the clay may have in addi¬ 
tion, high iron levels thus making the clay useless for 
ceramic purposes. The major components of ball 
clays include kaolinitc, illitic mica or scricitc, and 
fine silica as quartz. Contaminant minerals include 
pyritc, sideritc, anatase, gypsum, and dolomite 
(Palmer and Witte. 2000). The kaolinite in ball clays 
differs from that in primary kaolinites in that it has a 
finer particle size and is predominantly b-axis disor¬ 
dered. Apparently b-ordered kaolinites have been 
shown to occur as alteration products of albitc and 
chlorite and they often contain some iron in the crys- 
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tal lattiec which gives the clay increased strength and 
plasticity (Palmer and Witte, 2000). 

Church (1881) records that Dorset clay had been 
worked as early as 1666 and Bovey Tracey elay as 
early as 1730. According to Latham (1977), Captain 
JolifTe, Thomas Hyde, and John Caleraft, MP were 
foremost in the business of transporting Dorset ball 
clay to London in the mid 18 ,h century. Capt. JolifTe 
wrote that elay pits near Wareham and Poole were 
utilised and the clay fetched from 14s to 18s per ton 
in London. Transport costs were seldom under 7s per 
ton. JolifTe recorded that pipe makers and potters 
bought directly from the ships at the London 
wharves. 

Adams and Redstone (1981) stated that during 
the 18 lfl century the source for much ball elay used 
by the pottery industry came from the Tcignmouth 
area in South Devon and from Dorset close to Poole. 
The mid Eocene Poole deposits constitute the Ware- 
ham basin, which is a synclinal deposit with a re¬ 
gional gentle plunge to the cast. Palmer and Witte 
(2000) recognise four main productive elay eyeles 
within the basin. In ascending order these are the 
lowest Crcekmorc unit/Scqucnce, the Oakdale unit/ 
Sequence, Broadstone unit/Scqucnce and the overly¬ 
ing Parkstonc clay. Apparently the Broadstone Se¬ 
quence, also known as ‘GP’ or ‘Prima’ by Imerys, 
was the unit most exploited during the 18 th century 
and Palmer and Witte (2000) record that an exten¬ 
sive network of open pits up to 30 m deep extend for 
some 8 km along the southern and eastern parts of 
the basin. Typical chemical analyses from the Creek- 
more Sequence and overlying Broadstone Sequence 
arc given in Table 3. Andrew Deeming of Imerys 
Minerals reports (written com. January, 2002) that 
the basal Crcekmorc Sequence is a pale grey to buff- 
grey, white-firing, ball elay that often contains blue 
sulphide staining hence earning the informal com¬ 
pany name of‘Povington Blue’. The Broadstone Se¬ 
quence, another typical white-firing, ball clay, is 
typically pale grey to brown grey with some traces 
of red/ycllow staining. 

Virgin earth. Church (1881, 1885) appears to 
have been among the first to recognise that Bow sec¬ 
ond patent wares required the addition ofbonc ash to 
the paste. He reeords in 1885, 

In the second patent, taken out by T. Frye, 
November 17 th 1748, the unaker is replaced by 
other materials. Two parts of virgin-earth, pro¬ 
duced by the calcinations of certain animals, 
vegetables and fossils, are directed to be mixed 
with one part of flint or sand and fritted; then of 


this frit two parts are taken and mixed with one 
part of pipe clay. The glaze was made of red lead, 
saltpeter and sand, with some white lead and 
smalts. There can be no difficulty in identifying 
the earth produced by the calcinations of certain 
animal and vegetable matters with bone-earth, 
that is ealcined bones which consist mainly of 
phosphate of lime. The patentee, of course, did 
not desire to be too explicit. 

Church then quotes from Dossie s Handmaid of the 
/fr/.v (1758), 

The following composition will produce wares 
which will have the properties of the true china, 
if they be rightly managed in the manufacture. 
Take of the best white sand, or calcined flints 
finely powdered, 201bs., add to it very white 
pearlashcs 5lbs., of bones calcined to perfect 
whiteness, 2 lbs. 

Eeclcs and Rackham (1922) state that there can 
be little doubt that ‘virgin earth’ was none other than 
bone ash and that all four Bow porcelain examples 
analysed by them disclose the presence of this ingre¬ 
dient. Hurlbutt (1926) suggested that this substance 
comprised phosphatic frit - the product of ealeined 
bones, fossils, oyster shells etc, but no doubt, in prac¬ 
tice mainly ealcined bones. Honey (1933) notes that 
bone ash has long been known as a possible ingredi¬ 
ent in porcelain as proposed in a work cited by Pro¬ 
fessor Ernst Zimmcrmann. Watney (1973) has 
suggested that based on the work of Herman Bocr- 
haavc MD (1668 - 1738), the term ‘virgin earth’ 
probably represented the basic material of creation, 
which could be obtained from animals, vegetables, or 
fossils of the calearcous kind. Work by Professor Ju¬ 
lian Henderson (Henderson, in prep) has recognised 
significant bone ash concentrations occurring close 
to the interface layer between glaze and body in Ot¬ 
toman Iznik ceramics derived from Turkey. Hender¬ 
son observes that this bone ash occurs in sufficient 
quantities to indicate that it was added deliberately. 

Such an ‘earth’ as stated in the patent, was the 
fixed indissoluble matter produced by the calcina¬ 
tion of animal and vegetable substanees and calcare¬ 
ous minerals such as chalk and limestone. Based on 
the Wedgwood formulation of 1759, Watney (1973) 
suggests that ‘virgin earth’ in this instance most 
probably includes both bone ash and gypsum. As 
will be shown in this account ‘virgin earth’ at the 
time of the L749 patent (New Canton period ), com¬ 
prised ~90 wt % bone ash and HO wt % glass cullet 
- cither flint glass, lime-alkali glass, or a mixture 
of both, and no gypsum. However during the 
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Developmental period (c. 1746) ‘virgin earth’ com¬ 
prised bone ash, glass cullet, and variable amounts of 
sulphate sulphur derived from gypsum or in some in¬ 
stances possibly alum, whereas during the Bowcock 
period (1755 -c. 1769) ‘virgin earth' comprised bone 
ash ~90 wt% and gypsum ~10 wt% alone, with no 
glass cullet. 

Adams and Redstone (1981) recorded that bones 
might have been obtained directly from the knack¬ 
ers’ yards in east London. John Baddclcy of Staf¬ 
fordshire obtained his bone ashes from Ncwdick & 
Nicholas of Comhill and this firm could have sup¬ 
plied the Bow factory as well. Apparently Newdiek 
and Nicholas also supplied potters with lampblack 
and smalts (pulverised glass containing dilute 
cobalt). 

The composition of bone ash as published in the 
literature shows some variability and Owen (2001b) 
notes that it is difficult to surmise the initial compo¬ 
sition of bone ash used in 18 th century ceramic 
pastes. Bone matter comprises essentially hydroxy¬ 
apatite (Ca 5 (0H)(P0 4 ) 3 a hydrated calcium phos¬ 
phate with Ca0/P 2 0 5 = 3.33 (molecular proportions) 
(Tite and Bimson, 1991; Deer, Howie, and Zussman, 
1992). Hamer (1975) gives a typical analysis of bone 
as CaO 55 wt%, P 2 0 5 40 wt%, and the remainder 
made up of silica, various alkaline oxides, and possi¬ 
bly minor carbon. Owen (2002) uses the composi¬ 
tion Ca 3 (P0 4 ) 2 .Ca(0H) 2 which gives Ca0/P 2 0 5 = 
4.00 (molecular proportions). Owen (2001b, 2002) 
notes that animal bones ‘burned’ below 1000°C give 
rise to low-fired bone ash with CaO 58.37 wt%, 
P 2 0 5 36.94 wt%, and H 2 0 4.69 wt% (Ca0/P 2 0 5 = 
4.00 (molecular proportions). When added to ce¬ 
ramic pastes and fired to temperatures >1000°C 
bones progressively dehydrate and over a tempera¬ 
ture range of 1000 - 1400°C (St. Pierre, 1955) the 
anhydrous mineral P-tricalcium phosphate more 
commonly referred to as i vhitlockite Ca 3 (P0 4 ) 2 de¬ 
velops through dehydration (loss of water) and par¬ 
tial volatile-loss of calcium. Consequently on 
progressing from animal bones to high-fired cal¬ 
cined bones or whitlockite the Ca0/P 2 0 5 ratio 
changes from 4.0 to 3.0 (molecular proportions). 
However if this calcination and subsequent loss of 
calcium were to take place in the presence of clay 
contained in the body of the porcelain then there 
would be a good chance that much of this calcium 
instead of being lost to the system would react with 
various clay minerals and form new calcium silicate 
minerals (e.g. gehlenite), hence resulting in but 
minor reduction to the initial bulk Ca0/P 2 0 5 ratio 


(Owen et al., 2000). This partial loss of calcium from 
bone ash has been expressed by Owen and Morrison 
(1999) in researching Nantgarw porcelain, 
3Caj(P0 4 ) 2 .Ca(0H) 2 -> 3Ca 3 (P0 4 ) 2 + CaO T + H 2 0 
Owen (2002) reports that the bulk Ca0/P 2 0 5 
ratio (molecular proportions) for most British phos- 
phatic porcelains tends to range between 3.2- 3.84, 
which would suggest that reaction of CaO with clay 
in the body was minimal and CaO was lost to the 
system and/or that the bone ash used was initially 
high-fired prior to addition to the paste. Where cal¬ 
cium-bearing minerals such as gypsum or limestone 
are added to the paste in addition to bone ash, then 
one might expect the CaO loss to be broadly bal¬ 
anced by an increase in bulk Ca0/P 2 0 5 such that 
there would be limited departure from the initial the¬ 
oretical value. 

Quartz sand and flint. The silica used in the body 
of Bow second patent porcelains was most likely 
sourced from variable localities. Wedgwood in his 
1759 Experiment Book records the use by Bow of 
Lynn sand, w hich we assume refers to King's Lynn in 
Norfolk. It is known that this sand w r as shipped from 
the Norfolk coast to London, Adams and Redstone 
(1981) recorded that Edmund Elsdcn, a merchant of 
Lynn, supplied John Baddclcy with sand and from 
insurance policies he was selling both sand and Bal¬ 
tic timber from as early as 1753 - 1767. Although 
Baddeley s works were in North Staffordshire, he 
sourced his supplies through London dealers. An al¬ 
ternative source of potters’ sand was obtained from 
the Isle of Wight (Shaw, 1837). Dc La Bcchc and 
Recks (1855) record that the sand used to render the 
clays perfectly ‘dry,’ is mentioned as having been ob¬ 
tained from Alum Bay, located on the northern side 
of the Isle of Wight. This sand has been extensively 
employed in the manufacture of glass. Chaffers 
(1869) in reporting on the 1867 Bow' site discovery, 
notes that both calcined flints and pieces of quartz, 
used in making the frit or glaze were recovered. Top- 
pin (1922) reports the presence of pieces of flint, 
whilst Redstone (1969) describes a layer of Bow bis¬ 
cuit wasters above a hard compacted layer of pebbles 
and flints which may have represented an old back¬ 
yard surface of the factory. Flint, or chert, is a form 
or microcrystallinc or cryptocrystal line silica and in 
south-east England occurs as nodules or secretions 
in chalk and limestone deposits. 

Glass cullet. Unlike the specifications of the 
Bow' first patent, where up to half the paste can com¬ 
prise a purpose-made glass frit (probably bulk lots of 
essentially lead-free cullet most likely procured from 
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glass merchants), the second Bow patent makes no 
reference to the use of such a material. Chemical 
analyses undertaken during this research indicate 
that glass frit was a small but important component 
of the wares made during the Developmental, New 
Canton, Transitional , and Tici.swell periods. Unlike 
the porcelains of the A ’-markedperiod, it is inferred 
from these analyses that little effort was made to sort 
the glass used into lead-bearing and lead-free and in 
a number of instances both types of glass were mixed 
together and added. Freestone et al. (2003) reeord a 
similar feature with the lsleworth factory and they 
suggest that this variation may indicate deliberate 
experimentation at lsleworth or pooreontrol over the 
type of eullet added. In the ease of Bow we suspect 
that the latter is more likely. It is tempting to specu¬ 
late that two of the Bow proprietors, John Weatherby 
and John Crowther, who were partners in the Green 
Yard Glasshouse at East Smithfield in the Tower 
area, may have supplied this raw material to the 
manufactory. Telfer (1995) reeords the presence, on 
the Bow faetory site within the Phase V layer, of a 
significant proportion of bottle glass. 

Owen (2001b) appears to have been the first to 
recognise the addition of lead glass, or even fritted 
lead glaze, to the body of phosphatie soft-paste por¬ 
celains based on his work on Bounin and Morris, 
Philadelphia. Subsequently Freestone et al. (2003) 
extends these observations to include porcelains 
from lsleworth and based on analysed material then 
available. Freestone et al. (2003) conclude that Isle- 
worth porcelains ean be distinguished from all other 
British 18 th century bone ash porcelains on aeeount 
of their elevated PbO (2.2 - 4.2 wt%) and K 2 0 (1.6- 
3.3 wt%) levels. As will be shown in this paper. Bow 
was apparently adding variable amounts of lead glass 
(or fritted lead-rich glaze) to its paste by the Devel¬ 
opmental period c.1746. Although Freestone et al. 
(2003) note the high levels of both PbO and K 2 0 ap¬ 
pear to be peculiar to lsleworth bodies, similar high 
levels are also found in a number of Bow items from 
both the Developmental and New Canton (c. 1746 - 
1753) periods and to a lesser degree, based on three 
analyses, the Tidswellperiod (c. 1770 - 1774). 

Gypsum and alabaster. Josiah Wedgwood on set¬ 
ting out his Bow porcelain formulation in his experi¬ 
ment book for February 13 th , 1759 records the use of 
Va part gypsum or alabaster out of a total of 8 Vi parts. 
Adams and Redstone (1981) comment that 

Until proved otherwise the use of gypsum (eal- 
eium sulphate, CaS0 4 .2H 2 0) in the Bow body 
must be regarded as highly improbable, as sul¬ 


phates, for reasons not fully understood, cause 

faults in both body and glaze during firing. 

Subsequently Tite and Bimson (1991) confirm 
the likely use of gypsum in the Bow paste recipe. 
They also make the interesting deduction that Wedg¬ 
wood may have been incorrect in stating that gyp¬ 
sum was added to both the earlier fritted body 
materials as well as the later unfritted components; 
rather the addition of gypsum may have commenced 
with the change from the fritted to unfritted proce¬ 
dure. Owen and Day (1998) on analyzing five Bow 
porcelain sherds demonstrate that the samples eon- 
tain substantial amounts of sulphur ( 2.1 - 2.9 vvt%) 
expressed as SO 3 . They note that these data support 
previous niieroprobe analyses earried out by Tite and 
Bimson (1991) and Owen and Day (1994) and they 
deduce that the sulphur was introduced in the form 
of gypsum. Owen (2002) reeords that sulphur deter¬ 
minations for English porcelain may be underesti¬ 
mating the original amount of sulphur added to the 
paste beeause some of the sulphur eould have been 
lost from the porcelain body during Firing. 

Three 18 th century factories producing phos¬ 
phatie wares, which added gypsum or alabaster to 
their recipe paste, arc known to us, these being Bow 
(Owen and Day, 1998; this study), Bonnin and Mor¬ 
ris (Owen, 2001b), and lsleworth (Freestone et al., 
2003). In the ease of the English eoneerns, this gyp¬ 
sum was apparently sourced from mines in Der¬ 
byshire (Adams and Redstone, 1981: 82). 

Ground Oriental porcelain. Robert Dossie in his 
Handmaid of the Arts (1758) reeords that he had 
seen at one of the eeramies works near London, 
eleven mills grinding broken Oriental ehina, whieh 
was then mixed with a fluxing agent and a ‘new’ ce¬ 
ramic ware produced. Apparently the resultant ware 
was grey, full of flaws and bubbles, and beeause of 
the laek of plastieity of the paste used, was wrought 
in a elumsy manner. Dossie then reports that this 
ware contrasts with another body produced by a rival 
faetory in the neighborhood of London. This latter 
body has great whiteness, has the texture of glass, 
ean be formed or east in a most delicate manner, and 
lacks the ability to w ithstand thermal shoek. In this 
ease, one might suspeet that Dossie was referring to 
either Chelsea or Gouyen’s Girl-in-a-Swing faetory. 
Hurlbutt (1926) assumed that the record of the use of 
ground Chinese porcelain was in reference to the 
Bow r faetory, yet the description in the aeeount of the 
porcelain ware produced with its greyish east, flaw's, 
and bubbles does not aeeord with what we currently 
know of Bow f porcelain. Likewise based on the 
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ehemieal analyses contained in this aecount, we have 
been unable to substantiate Hurlbutts belief. Al¬ 
though Dossie claims that he had seen these mills lo¬ 
cated near London, his report appears to reflect an 
earlier account (Hill, 1716). Here Hill states. 

Let any good Workman in the Potters Profeffion, 
who would benefit himfelf by this Art, employ 
fome poor people to buy up the old broken 
China, which every Houfe can afford him. This 
Ware he muft grind in a Mill, with a flat Stone 
and Runner. The Mill is a common one, and 
every-where to be met with. The Powder, when it 
eomes from the Mill, muft be further reduced 
and refin'd by the AfTifiance of Water, in the 

manner which juft now deferib cl...... 

Goddcn (2004a: 19) records that the area around 
the Caughley grind mill contained a huge range of 
Chinese, as well as English porcelain, fragments of 
which would, or could, have varied the Caughley 
‘standard mix' to some extent. 

Alum. Alum is a hydrated aluminium potassium 
sulphate {KAl(S0 4 ) 2 .12H 2 0}and is an unusual addi¬ 
tion to porcelain bodies. Church (1881) records that 
the body or paste of Vieitx Sevres or pate tendre 
comprises 8 parts marl, 17 parts chalk, and 75 parts 
glassy frit with alum comprising 3.6 parts of the 
glassy frit out of 100 parts. Dragesco (1993) reports 
the use of alum in a frit mixture prepared by Jacques 
Louis Brolliet for the acclaimed French scientist, 
Jean Hcllot, but notes that alum is not an ingredient 
previously used by porcelain makers and he wonders 
where Brolliet got the idea. The first probable use of 
alum in English porcelain is reported in the body of 
a Bow first patent tea-canister of the ‘A’-marked 
group (Ramsay and Ramsay, 2005a) and the subse¬ 
quent possible use of this component is traced in this 
account to some of the wares of the Bow second pat¬ 
ent belonging to the Developmental period as dis¬ 
cussed below. 


Previous Chemical analyses of Bow second patent 
porcelains 

Chemical compositions and deduced paste recipes 
used in the Bow second patent porcelains can be ar¬ 
rived at by cither direct analysis of the porcelain 
body or by use of two recipe specifications, namely 
those contained in the 1749 patent and the Wedg¬ 
wood formulation of 1759. The first reported chemi¬ 
cal analyses undertaken on phosphatic ecramic 
material from an unknown factory source is con¬ 


tained in Dc La Beche and Reeks (1855). In a foot¬ 
note to page 28 they record that the chemical 
composition of English soft-paste porcelains has 
ehiefly engaged the attention of a Mr Cooper, who 
provided three analyses, all of which were phos- 
phatie with P 2 0 5 (+ Fe 2 0 3 ) varying from 26.4, 15.4, 
and 15.3 wt% and Al 2 6 3 21.5, 24.5, and 24.7 wt%. 
Based on our current knowledge of phosphatic soft- 
paste porcelains (Bow, Lowestoft, lslcworth etc) it 
might appear that the A1 2 0 3 values, which we as¬ 
sume were obtained gravimetrically in the so-called 
classical manner by Cooper, are too high - a prob¬ 
lem that plagued subsequent work by Church (1881, 
1885), Spclman (1905). and Ecclcs and Raekham 
(1922). The accurate gravimetric derivation of A1 2 0 3 
is notoriously difficult and we assume that unless 
there is a high-elay, phosphatic paste used by Bow of 
which we are unaware, then these high A1 2 0 3 values 
are in error. 

Church in his Cantor Lecture of 1880 (Church, 
1881) reported on the analyses of unglazcd ceramic 
wasters disinterred during draining works carried 
out by Messrs. Bell and Black on the southern side 
of Stratford High Street, Essex. Subsequently Church 
(1885) noted that his analytical results were obtained 
by means of a careful chemical examination of some 
fragments of glazed and unglazed porcelain wasters. 
One analysis only was published by Church (1881, 

1 885) as given in Table 6. 

We are uncertain whether this analysis is taken 
from one waster alone or whether it represents the 
average or mean analysis based on a number of anal¬ 
yses. Church continues that the presence of a lead 
glaze proved that the wasters were not made accord¬ 
ing to the 1744 patent. ChurelTs published analysis, 
as with Coopers three analyses, has a high A1 2 0 3 
value of 16 wt%, which we suspect is in error as 
noted above. Based on the P 2 0 5 content. Church also 
calculates the bone ash component of the recipe 
based on his published analysis as 44.3 wt%. This 
bone ash value is in close accord with our calcula¬ 
tions for wares made between c. 1 746 — 1754. 

Although the Church analysis demonstrates that 
the waster was phosphatic, the elements sulphur and 
lead were not reported. Of note are the comments 
made by Church (1911) where on reporting on the 
1867 waster discovery in Stratford High Street he 
states that, 

The number of specimens free from bone ash 

was quite insignificant, 

thus implying that some specimens were not phos- 
phatie. Unfortunately Church docs not expand on 
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1 

2 

3 

4 

5 

6 

7 

8 

9 

10 

11 

12 

13 

Si0 2 

40.0 

43.58 

42.80 

55.10 

50.38 

43.8 

38.9 

49.1 

45.6 

50.7 

49.2 

51.2 

53.4 

Ti0 2 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

0.5 

0.2 

0.3 

0.3 

0.3 

A1A 

16.0 

8.36 

8.84* 

16.50 

7.78 

7.8 

8.3 

4.8 

8.7 

5.6 

5.6 

5.6 

4.6 

FcO 

trace 

nd 

nd 

trace 

nd 

nd 

nd 

nd 

0.5 

? 

0.3 

0.3 

0.2 

MnO 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

0.1 

MgO 

0.8 

0.60 

trace 

0.40 

trace 

0.6 

0.7 

0.8 

0.6 

0.4 

0.3 

0.6 

0.4 

CaO 

24.0 

24.47 

28.32 

15.12 

24.87 

25.8 

29.1 

25.8 

23.6 

23.8 

24.5 

23.2 

22.2 

Na 2 0 

1.3 

1.20 

1.12 

0.13 

0.70 

1.4 

1.0 

1.0 

0.8 

0.5 

0.5 

0.6 

0.7 

K 2 0 

0.6 

0.85 

0.72 

0.70 

0.53 

1.2 

0.9 

1.4 

1.1 

0.7 

0.6 

0.6 

0.6 

p 2 o 5 

17.3 

18.95 

18.10 

11.50 

13.66 

18.3 

20.1 

16.4 

18.6 

15.8 

16.2 

15.3 

14.7 

PbO 

nd 

1.75 

0.50 

nd 

1.49 

0.74 

0.53 

0.44 

? 

? 

0.4 

0.4 

nd 

SO, 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

nd 

? 

2.0 

2.1 

1.9 

2.8# 

Total 

100.0 

99.76 

100.40 

99.63 

99.41 

99.6 

99.5 

99.7 

100.0 

99.7 

100.0 

100.0 

100.0 


1. Church (1881, 1885) Waster from the 1867 excavation 

2. Ecclcs and Raekhant (1922) Moulded white and gold sauceboat. C.673-1920 (B20) 

3. Ecclcs and Rackhain (1922) Moulded polychrome sauceboat. C.845-1920 

4. Ecclcs and Rackliam (1922) Fragment of white prunus coffee cup. C.590-1919 (BI6) 

5. Ecclcs and Rackhain (1922) Fragment of an undcrglaze blue fruit dish. C. 16-1920 (BI8) 

6. Adams and Redstone (1981) ‘Remarked waster recovered in 1969. Analysis No. 3 (Bl 19) 

7. Adams and Redstone (1981) Polychrome nappy plate. Analysis No 4 (B13) 

8. Adams and Redstone (1981) Powder blue-ground plnte. Analysis No 5 

9. Titc and Bimson (1991) Moulded while and gold sauccboai. C.673-1920 (B20) 

10. Titc and Bimson (1991) Fragment of white prunus coffee cup. C.590-1919 (BI6) 

11. Titc and Bimson (1991) Fragment of an underglaze blue fruit dish. C. 16-1920 (B18) 

12. Titc and Bimson (1991) Fragment of an undcrglaze blue bowl. Brit. Museum Research Lab. 32703 (B43) 

13. Owen and Day (1998) Bulk analysis of five wasters 

* combined ALO } and iron oxide - possibly as Fc*H-+ 

# sulphur reported as S0 3 

? unclear whether this element is below detection level or not analysed for 
nd not determined 

Table 6. Previous chemical analyses of Bow second patent porcelains. 


this comment and one possible tentative conclusion, 
which we draw, is that these non-phosphatic wasters 
could have been representatives of one of the other 
paste types produced at Bow (hard-paste Si-Al-Ca, 
high-magnesian, or possibly glassy). Another possi¬ 
bility is that stteh wasters are foreign to Bow. 

Herbert Eecles and Bernard Rackliam (1922) 
presented analyses of four items of Bow porcelain 
(Table 6). Three of the four items have been subse¬ 
quently rcanalysed both by Titc and Bimson (1991) 
and in this study (Table 6). Again the problem of un¬ 
duly high A1 2 0 3 (16.5 wt%) is seen in the Ecclcs and 
Rackhain analysis of a fragment of a white prunus 
coffee eup now housed in the Victoria and Albert 
Museum (C.590-1919; BI6) (Table 6, No. 4). Like¬ 
wise an analysis of a Lowestoft unglazcd fragment 
(Spclman, 1905) and quoted by Ecclcs and Raek- 
ham, also demonstrates the high-A^Oj problem, 


with A1 2 0 3 given as 19.14 wt%. Of the four Bow 
analyses presented by Eeeles and Raekham, one 
lacks a lead determination and all four lack sulphur 
determinations. 

In a paper read to the English Ceramic Circle at 
Queen Anne’s Mansions in 1935 (Hurst, 1937) two 
Bow analyses arc presented. In one instance the total 
comes to 97.69 wt% and in both instances ALOj is 
unusually high (16.5 and 14.4 wt%). We have to date 
been unable to substantiate any Bow second patent 
phosphatic wares with sueh high levels of A1 2 0 3 and 
for this discussion we have not included these 
analyses. 

Adams and Redstone (1981; Appendix XV) sub¬ 
sequently published three additional analyses carried 
out by Dr Alwyn Cox using x-ray fluorescence instru¬ 
mentation (XRF). The first analysis (Table 6, No 6) is 
from a scratch ‘R’ waster recovered during the 1969 
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site excavation (Redstone, 1969) and they note the 
close comparison in composition with the sauce boat 
(C.673-I920) as given in Table 6. Furthermore they 
note that the Alwyn Cox analysis of a nappy plate 
(Table 6, No. 7) belongs also to this same group with 
a comparable composition (A1 2 0 3 8.3 wt%) and a 
distinct PbO content of 0.53 \vt%. Lastly Adams and 
Redstone (1981) present an analysis of a powder 
blue-ground plate (Table 6, No. 8), which they date 
on stylistic features as from the period 1758 - 1762. 
They note a marked compositional change with the 
proportion of bone ash slightly reduced and an in¬ 
crease in CaO in relation to P 2 0 5 . Likewise they note 
the reduction in AI 2 0 3 and a marked increase in Si0 2 
of about 6 wt% in this example. Adams and Redstone 
(1981) suggest that the proportions of clay and bone 
ash in this recipe were reduced and the proportion of 
silica in the form of either flint or quartz sand was in¬ 
creased, features that arc supported by our own analy¬ 
ses for both the Bowcock and Tidswell periods. They 
observe that such changes in paste composition ac¬ 
cord with the wcll-rccogniscd deterioration in the 
Bow body, which occurred some time after 1755, 
with increased fragility and decreased translueeney. 

None of the analyses presented by Adams and 
Redstone includes sulphur, consequently they sug¬ 
gest that the increase in CaO in the powder blue- 
ground plate might reflect increased silica. Although 
they note that Josiah Wedgwood had in his entry in 
his ‘Experiment’ book for February 13 th , 1759 re¬ 
corded the use of gypsum or alabaster in the paste 
used at Bow; Adams and Redstone discount this pos¬ 
sible addition until proven otherwise. 

Tite and Bimson (1991) provide four analyses of 
Bow wares using a JEOL JSM 840 scanning electron 
microscope (SEM) coupled with an energy disper¬ 
sive X-ray spectrometer (Link Analytical 860-500 
series) attached to the SEM (Table 6, Nos 9-12). 
Three of the analyses are of items previously anal¬ 
ysed by Eecles and Rackham (1922) whereas the 
fourth is an underglaze blue bowl (BM. 745, B18), 
All four analyses arc given in Table 6. These analy¬ 
ses include Ti0 2 , PbO, and the important element, 
sulphur, reported as S0 2 . Tite and Bimson from the 
presence of sulphur w'ere able to deduce the use of 
gypsum in three out of the four analyses with the 
earliest sample (B20), which they dated to around 
1750 having a higher clay content and lacking anv 
sulphur. They observe that Mater Bow'’ can be differ¬ 
entiated from ‘early Bow’ on the presence of sul¬ 
phate in the body yet inexplicably they fail to 
reference prior analyses and pertinent observations 


made by Adams and Redstone (1981: 109, 238) who 
record a marked change in recipe by 1758 - 1762 
and an associated physical change (increased fragil¬ 
ity and decreased translueeney) in the porcelain body 
which occurred sometime after 1755. 

Ow en and Day (1998) note that some of the ana¬ 
lytical data in the literature is incomplete insofar as 
sulphate is not determined; hence the use at Bow of 
gypsum as reported by Josiah Wcdgw f ood in 1759, 
cannot be substantiated. Owen and Day (1998) pub¬ 
lish the bulk composition of five Bow r sherds recov¬ 
ered from the Bow r factory site in Essex. These data 
support the use of gypsum at Bow' with sulphur, re¬ 
ported as S0 3 , varying from 2.1 -2.9 w1%. This sul¬ 
phate sulphur has been demonstrated as partitioning 
into the calcium phosphate phase, whitlockite, dur¬ 
ing the dehydration of bone ash. The bulk analysis 
provided by Owen and Day indicates that the five 
wasters, all with distinct sulphur levels, conform to 
the Bowcock period. These workers also support 
Adams and Redstone with the observation that this 
group is more siliceous than other reported analyses 
and they suggest that these wasters represent a later 
period in the factory output. 

An unusual analysis carried out by Reginald F. 
Milton and given by Scott and Scott (1961) on one 
of a pair of white octagonal plates w'ith applied 
prunus blossoms, gives Si0 2 58.0 wt%, combined 
A1 2 0 3 and Fe 2 0 3 8.2 wt%, MgO 1.0 wt%, P 2 0 5 
4.8 w’t%, CaO 20.3 wt%, Na 2 0 1.2 wt%, K 2 0 
2.5 wt%, and PhO 4.0 w1%. Both titanium and sul¬ 
phur were not determined. The unusual feature of 
this analysis is the very low P 2 0 5 relative to CaO and 
we have not seen any other analysis attributable to 
Bow second patent wares with CaO » P 2 0 5 . In view 
of the association between Reginald Milton and the 
analysis provided by him for a George II bust (Dc- 
levingne, 1963) which appears to have numerous in¬ 
accuracies (Watney, 1968; Ramsay and Daniels, in 
prep) and the comments by Watney (1968) where he 
states in relation to the George 11 busts that English 
ceramic studies have been bedeviled during the past 
twenty years or so by the publication of a very high 
proportion of inaeeurate analyses, mostly emanating 
from one source, we have decided to discount this 
analysis of the Bow octagonal plate. 

Previous recipes for Bow second patent porcelains 

Recipes for the Bow second patent paste can be cal¬ 
culated on a theoretical basis after the manner of 
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Owen (2002) or can be deduced based on the speci¬ 
fications contained in the Bow second patent and in 
the formulation by Josiah Wedgwood as found in his 
Experiment Book dated February 13 th , 1759 (No. 9, 
p.10) and now preserved in the Wedgwood Museum 
at Barlaston. In the case of the Bow second patent, 
the recipe can be calculated on an hydrous basis as 
given in Tabic 7, with ‘virgin* earth 50 wt%, crushed 
silica 25 wt%, and pipe clay or ball clay 25 wt%. 
‘Virgin earth’ has since Church (1881, 1885) been 
generally regarded as comprising bone ash, however 
in this account wc will demonstrate that during the 
entire Bow output variable amounts of glass cullet 
and/or gypsum were combined with the bone ash. 

Josiah Wedgwood records in his formulation of 
1759 the following recipe proportions as given in 
Table 7, 4 parts bone ash, 4 parts Lynn sand, A part 
gypsum or alabaster, and l A part blue ball clay. Inter¬ 
estingly, Wedgwood states that he was uncertain as 
to the exact proportions although he was apparently 
happy as to the correct identity of the various raw 
materials. Our data confirm that Wedgwood was 


correct with respect to the components but may have 
been in error with respect to some of the proportions. 
Based on our analyses for the Bowcock period given 
below, wc suggest that l A part gypsum is too low and 
Vz part is more likely. Likewise the level of ball clay 
is also too low as observed by Tite and Bimson 
(1991) and a full 1 part ball clay gives a better con¬ 
cordance with our analyses for the Bowcock period. 
This would give the ‘corrected’ Wedgwood formula¬ 
tion as 4 parts bone ash, 4 parts quartz sand, Vz part 
gypsum or alabaster, and 1 part ball clay (Table 7.). 

Owen and Day (1998) in calculating the recipe 
derived from the bulk composition of five wasters 
apparently from the Bowcock period , give the fol¬ 
lowing recipe in weight %: 

whitlockite C 3 P 32.2 % limestone 5.0 % 

gypsum 4.8% kaolinite 10.0% 

silica 48.0 % 

Subsequently Owen (2001b) notes that phosphatic 
porcelains generally have bulk Ca0/P 2 0 5 (molecular 
proportions) ratios varying from 3.2 - 3.8 and by as¬ 
suming an intermediate value with a bone ash com- 



i 

2 

3 

4 

5 

6 

Si0 2 

40.0 

44.7 

49.2 

48.6 

54.38 

53.4 

A1A 

8.0 

8.1 

0.9 

3.6 

4.8 

4.6 

CaO 

29.2 

23.4 

28.0 

26.2 

20.7 

22.2 

Na 2 0 

0.1 

0.8 

0.01 

0.04 

0.2 

0.7 

K 2 0 

0.8 

1.0 

0.1 

0.36 

0.5 

0.6 

P 2 0 5 

22.0 

20.2 

20.4 

18.1 

16.1 

14.7 

PbO 

- 

0.7 

- 

- 

- 

- 

S 0 3 

- 

- 

1.4 

3.1 

2.7 

2.8 

Ball clay 

25.0 

24.9 

0.25 part 

1 part 

14.6 

13.7 

Bone ash 

50.0 

43.8 

4 parts 

4 parts 

35.8 

32.7 

Lead glass 


1.7 





Alkali glass 


5.6 





Crushed silica 

25.0 

24.0 

4 parts 

4 parts 

44.1 

48.0 

Gypsum 



0.25 parts 

0.5 parts 

5.5 

5.6 


1. calculated composition of the 1749 Thomas Frye patent based on the proportions recorded in that patent assuming that virgin 
earth comprises 100 \vt% anhydrous calcined bone ash (Ca0 57 P 2 O 543 ) and ball clay based on the composition from the 
Broadstonc Sequence, Dorset (Tabic 3) 

2. average composition for the New Canton period (Tabic 9). Note the increased levels of K 2 0, Na 2 0, and PbO and this is 
assumed to represent the combination of crushed cullct with bone ash 

3 . calculated composition based on the Wedgwood formulation of 1759 

4. rc-calculated 1759 Wedgwood formulation using 1 part ball clay and 0.5 parts gypsum 

5. comparative average composition for the Bowcock period (Table 13) 

6 . comparative bulk composition for 5 wasters (Owen and Day, 1998) 

Table 7. Chemical analyses and recipes for Bow second patent wares as calculated for the 1749 Bow patent and the 1759 
Wedgwood formulation. 
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position of (C 33 P) recipe calculations will yield free 
calcite for samples where the bulk Ca0/P 2 0 5 ratio is 
> 3.3. Consequently in such cases calcite may have 
not actually been used. 

Based on our work and the recipe provided in the 
Wedgwood formulation we agree with Owen and we 
find no evidence that the Bow proprietors added 
limestone or calcium carbonate as a separate phase 
during the Bow second patent output with the possi¬ 
ble exception of two very early octagonal plates 
(Scot and Scot, 1961). On recalculating the Owen 
and Day bulk analysis and allocating all remaining 
CaO to bone ash after stoichiometrical allocation is 
made to gypsum, we arrive at the following recipe 
(wt%) with a Ca0/P 2 0 5 (bone ash) (molecular pro¬ 
portions) ratio of 3.49. 

bone ash 32.7% ball elay 13.7% 

gypsum 5.6% silica 48.0% 

This recipe shows reasonable concordance with 
the average recipe ealeulatcd by us for the Bowcock 
period (Tables 7, 13) and from this we conclude that 
limestone was not utilised in Bow second patent 
wares during the Bowcock period . Consequently for 
this period, kiln temperatures may not have been 
high enough or prolonged enough to attain complete 
conversion of bone ash to whitlockite. Moreover, ac¬ 
cording to Wedgwood, during this phase the various 
components were not initially fritted and made into 
bricks. 


Classification of Bow second patent wares 

In this account the Bow second patent wares have 
been subdivided into five groups or periods based on 
their various chemical, physical, and decorative fea¬ 
tures namely: 

• Bow second patent Developmental period c. 1746 

• Bow seeond patent Early period (or New Canton 
period) c. 1747- 1753 

• Bow second patent Transitional period (or Target 
period) 1754 

• Bow second patent Middle period (or Bowcock 
period) 1755 -c. 1769 

• Bow second patent Late period (or Tidswell pe¬ 
riod) 6-. 1770 - 1774 

These subdivisions are based on the chemistry of the 
porcelain body and from this chemistry the recipe 
used in each case has been calculated on a theoreti¬ 
cal basis in the manner of Owen (2002). 

Bow second patent Developmental period. This 
group is based on five items (Fig. 6). These arc a 


‘scratch-marked’ polychrome bowl of the ‘B’- 
marked group (B9, private collection), single poly¬ 
chrome shell-salt (B30) from the Newham Collection 
(Gabszewicz, 2000a:No. 35), a polychrome triple 
salt (B64) formerly in the Ainslcy Collection and 
now in the Taylor Collection (Begg and Taylor, 2000: 
No. 3), and two underglaze blue items. These are a 
‘scratch-marked’ mug known as the Knowles Boney 
mug (B10) as illustrated in Adams and Redstone 
(1981: Fig. 23A) and a thickly potted plate (B68) 
formerly in the Toppin collection, then in the Ilewett 
collection (Amor, 1997: No. 7), and now in the Tay¬ 
lor Collection (Begg and Taylor, 2000: No. 2), with a 
similar but smaller plate illustrated in Adams and 
Redstone (1981: Plate 20). 

Collectively this group conforms to the Bow sec¬ 
ond patent recipe, as characterised by wares of the 
New Canton period with approximately 50 wt% ‘vir¬ 
gin earth’ (bone ash + glass cullct both lead and al¬ 
kali glass), 25 wt% crushed silica, and 25 wt% ball 
clay. In addition these items also contain distinct 
amounts of sulphur and on this basis these wares 
have been separated out from the New Canton pe¬ 
riod and are assumed to form an early developmen¬ 
tal phase based their distinctive composition 
(Tabic 8). The use of sulphur in the recipe suggests a 
compositional and chronological link between these 
items of the Developmental period and the Bow 
magnesian tea-canister described above (Ramsay 
and Ramsay, 2005). The source of the sulphur is of 
particular interest and two possible sources present 
themselves namely gypsum (or alabaster) and alum. 
In an attempt to differentiate between the use of ci¬ 
ther gypsum or alum in the recipe mix, we have pre¬ 
sented in Table 8 two sets of recipes, one calculated 
on the basis of the sulphur being added in the form 
of gypsum (CaS0 4 .2H 2 0) and the seeond set calcu¬ 
lated on the basis that alum {KA1(S0 4 ) 2 .1211 2 0} 
was the source of the sulphur. In the case of B10, and 
B68, and in particular B9, there is not enough K 2 0 
in their respective analyses to allow for the stoichio¬ 
metric addition of alum, so consequently in these in¬ 
stances we assume that gypsum was the source of 
the sulphur. 

For example in the case of B68 after calcium is 
subtracted to account for the presence of gypsum 
based stoichiometrically on the level of S0 3 being 
4.14 wt% the remaining calcium is assigned to lime- 
alkali glass (4.3 wt%) and to the phosphorus to form 
bone ash (33.0 wt%). The resultant CaO : P 2 0 5 (mo¬ 
lecular proportions) ratio in the bone ash is 2.96 
(~3.0) which is very close to the ratio for whitlockite 
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Fig. 6. Selected images of porcelain from the Bow second patent Developmental period. Fig. 6a, triple shell-salt. East 
London, England, c\ 1746 (B64). Soft-paste phosphatic porcelain. Width (W.) 140 mm. (Taylor collection). A triple shell- 
salt set on a rocaille base of shells, algae, and coral. The interior painted with trailing flowers in blue, yellow, red, and puce 
with fine outlining in brown. The shells arc painted in puce and the algae in a dark green. Fig. 6b, shell-salt. East London, 
England c. 1746 (B30). Soft-paste phosphatic porcelain. W. 89 mm. (Collection of the London Borough of Newham, pho¬ 
tograph by courtesy of Michael Booth.) A single shell-salt with a drab appearance, set on a rocaille base of shells and coral. 
The interior painted with trailing flowers in blue, yellow, red and puce with leaves picked out in green and blue green wash. 
The style and manner of painting is comparable to that shown in Figs. 4c,d. Fig. 6c, plate in underglazc blue. East London, 
England c. 1746-7 (B68). Soft-paste phosphatic porcelain. Diameter (D.) 305 mm. (Taylor collection). The plate is thickly 
potted heavy, and painted in the disconsolate fisherman pattern; see Amors (1997: No.7) and Begg and Taylor (2000: 
No. 2). Fig. 6d mug in underglazc blue, East London, England, c. 1746-1747 (B10). Soft-paste phosphatic porcelain. II. 
148 mm. (Formerly in the Knowles Boney collection and now in a private collection, photograph by courtesy of the owner). 
Painted in bright blue with a bold divided strap handle and a linear scratch mark to the base; see Adams and Redstone 
(1981: plates 23A and 23B). Fig. 6e, bowl with shaped rim. East London, England c. 1746 (B9). Soft-paste phosphatic por¬ 
celain. W. 140 mm. (Private collection, photograph by courtesy of the owner). Painted in the Chiuoiserie manner w ith vi¬ 
brant enamels, blue, yellow, puce, brown, two shades of green, and deep aubergine. The porcelain body is distinctly white 
with a ereamish transluecney and a clear glaze. Incised on its base with a linear line and marked w ith a *B' in on-glaze au¬ 
bergine. See Begg and Taylor (2000: No. 35) for a comparable shaped incised bowl but lacking the ‘B’ mark. 
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B9 

B10 

B30 

B64 


B68 

Average 

Si0 2 

48.34 

43.27 

40.04 

47.77 


46.92 

45.27 

Ti0 2 

0.44 

0.61 

0.40 

0.30 


0.18 

0.39 

AIA 

5.00 

9.71 

6.70 

7.08 


7.11 

7.12 

FcO 

0.18 

0.24 

0.30 

0.41 


0.52 

0.33 

MgO 

0.33 

0.72 

0.60 

0.36 


0.34 

0.47 

CaO 

22.65 

22.79 

25.30 

21.49 


21.16 

22.68 

Na 2 0 

0.88 

1.15 

0.30 

0.49 


0.55 

0.67 

K 2 0 

0.68 

0.69 

2.70 

1.25 


1.49 

1.36 

PA 

18.43 

20.00 

20.00 

19.00 


15.07 

18.50 

PbO 

bdl 

0.13 

1.70 

1.30 


2.55 

1.14 

so 3 

3.08 

0.74 

2.00 

0.55 


4.14 

2.10 

Total 

100.01 

100.05 

100.04 

100.0 


100.03 

100.03 

Calculated recipes (hydrous wt%) on the basis that gypsum is the souree of sulphur. 





B9 

B10 

B30 

B64 

B68 



Ball elay 

15.0 

29.8 

20.5 

21.8 

21.5 



Bone ash 

40.1 

41.9 

42.8 

40.4 

33.2 



Lead glass 


0.3 

4.4 

3.4 

6.6 



Alkali glass 

6.3 

6.6 

12.0 

4.2 

4.3 



Gypsum 

6.2 

1.5 

4.1 

1.1 

8.4 



Crushed silica 

32.4 

19.8 

16.2 

29.0 

26.0 



Ca0/P 2 0 5 # 

(bone ash) 

3.0 

2.7 

2.8 

2.7 

3.0 



Ca0/P 2 0 5 # 

(bulk) 

3.1 

2.9 

3.2 

2.9 

3.6 




Calculated recipes (hydrous wt%) on the basis that alum is the source of sulphur. 



B10 

B30 

B64 

B68 

Ball elay 

28.3 

20.0 

21.2 

16.6 

Bone ash 

42.6 

43.6 

40.7 

34.7 

Lead glass 

0.3 

4.3 

3.4 

6.3 

Alkali glass 

6.6 

8.3 

3.3 

1.8 

Alum 

2.1 

5.6 

1.6 

11.3 

Crushed silica 

20.1 

18.2 

29.9 

29.3 

Ca0/P 2 0 5 # (bone ash) 

2.8 

3.0 

2.8 

3.5 

CaCVP 2 0 5 # (bulk) 

2.9 

3.2 

2.9 

3.6 


B9. famille rose incised bowl (private collection) 

B10. underglaze blue Knowles Boncy mug (private collection) 

B30. polychrome single shell-salt. See Gabszewiez (2000a: No. 35) 

B64. polychrome triple shell-salt (Taylor collection) 

B68. underglaze blue plate with Disconsolate fisherman pattern (Taylor collection) 

# molecular proportions 

Table 8. Chemical analyses and calculated recipes for the Developmental period (~1746). 
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(-2.99) and not low-fired bone matter (-4.0). How¬ 
ever in the case of alum, calculations demonstrate 
that there is not enough potassium in the analysis to 
form alum, lime-alkali glass, ball clay, and lead glass 
collectively and hence in this instance it is consid¬ 
ered that the sulphur identified in B68 was added in 
the form of gypsum, not alum. Likewise with the 
Knowles Boney mug (BIO) where the level of K 2 0 
(0.69 wt % based on two analyses, 0.68 and 0.70 
wt%) is too low to allow for the stoichiometric allo¬ 
cation of potassium to alum. However based on a 
gypsum recipe the bulk Ca0/P 2 0 5 ratio (2.88 molec¬ 
ular proportions) is below that of whitloekitc sug¬ 
gesting that the bulk level of CaO with respect to 
P 2 0 5 in tile analysis is a little low. Regardless it does 
appear that gypsum is the source for the sulphur re¬ 
corded in B10. With B9 the K 2 0 level (0.68 wt%) is 
too low to allow for the presence of alum as well as 
other phases requiring potassium such as alkali glass 
and ball clay. Consequently no attempt has been 
made to calculate a theoretical alum-based recipe for 
B9 in Table 8 and it is assumed that for this item 
gypsum was the source of the sulphur in the 
analysis. 

In the ease of the Borough of Newham single 
shell-salt (B30) K 2 0 is particularly high in the analy¬ 
sis for the porcelain body (2.4, 2.5, 2.3, and 3.4 wt% 
with an average value of 2.7 wt%) and it is conceiv¬ 
able that alum was the source for the sulphur. This is 
supported by the bulk Ca0/P 2 0 5 (molecular propor¬ 
tions) 3.20. When the recipe is calculated on the 
basis that gypsum is the source for the sulphur the 
Ca0/P 2 0 5 ratio for the bone ash or whitlockite com¬ 
ponent of the recipe drops to 2.79 (~2.8), which is 
below that of whitlockite, thus indicating non-sto- 
chiomctrie whitlockite. In contrast the glass eullet 
component (lead and lime-alkali glass) for the gyp¬ 
sum-based recipe at 16.4 wt% looks to be too high. 
On this basis it is suggested that there arc grounds 
for suspeeting that alum may have been used in the 
recipe for B30 with combined glass eullet in the rec¬ 
ipe dropping to 12.6 wt% and the Ca0/P 2 0 5 (b one 
ash) bemg 3.0. The triple shell salt (B64) in the Tay¬ 
lor collection likewise could have alum in the recipe 
but it is difficult in this ease to differentiate whether 
alum and gypsum is the more likely. 

The average analysis for the group is given in 
Table 8. The recipes calculated on a gypsum basis 
may be incorrect as one, if not two, of the analyses 
from this group appear to satisfy an alum-based rec¬ 
ipe. Characteristic chemical features of this early pe¬ 
riod at Bow can he seen in the high Al 2 0 3 (7.65 


wt%), Ti0 2 (0.37 wt%), and FeO (0.37 wt%). The 
moderate levels of the colourant oxides Ti 02 and 
FeO indicate that hall clay was used in contrast to the 
primary China clay used in Bow first patent wares. 
Of note are the variable levels of K 2 0 and PbO, as¬ 
sumed to have been introduced through the addition 
of a lead-rich eullet and in addition in the case of 
K 2 0, possibly alum. The undcrglaze blue plate (B68) 
has the highest lead level of PbO 2.55 wt% and K 2 0 
1.49 wt% suggesting that Bow, along with both Bou¬ 
nin and Morris and lsleworth, added lead-rich eullet 
(Owen, 2001b; Freestone et ah, 2003). We suspect 
that this addition did not represent experimentation 
on the part of Bow, but rather a lack of quality con¬ 
trol with respect to the type of eullet added. We note 
that both B9 and B68 show some departure from the 
average of this group. This suggests to us one or 
more of the following. Firstly there may have been 
inadequate mixing of the paste at the factory result¬ 
ing in a compositionally inhomogeneous body, an 
unlikely event as indicated by Professor Owen (writ¬ 
ten com., 2006). Secondly the analyses may have 
been defective and thirdly both may represent an 
early experimental development of the paste recipe. 

In summary the wares of the Dewlopmcntal pe¬ 
riod are broadly characterised by a ball clay content 
of around 23 wt% (hydrous), crushed silica of about 
27 wt%, and a combined bone ash, crushed eullet, 
and a variable sulphur source (assumed to be intro¬ 
duced as sulphate sulphur) of around 50 wt% (hy¬ 
drous). We suggest that with this early group of 
wares the combined bone ash, eullet, and sulphur 
source would collectively equate with what Thomas 
Frye referred to in his patent specifications as ‘vir¬ 
gin earth’. Stylistic and decorative features of some 
members of this small, early group of Bow second 
patent wares are discussed by Adams and Redstone 
(1981) and Gabszewiez (2000b). 

The concept of a mushroom-grey or drab appear¬ 
ance, which has been applied to a small group of 
early Bow second patent wares by numerous work¬ 
ers, can be traced back nearly fifty years to Tait 
(1959) and the Bow Porcelain Speeial Exhibition. 
Here Tait groups four enamelled shell-salts, a tan¬ 
kard, a sauce boat, and tw r o undeeorated w f astcrs re¬ 
covered in 1921 from the Essex site, all of which 
(both glazed and unglazcd) were described by Tait as 
having a markedly (or in one case a less markedly) 
mushroom-grey appearance. Barrie Taylor (written 
com., 2006) notes that recorded examples typically 
arc objects which were not made in emulation of the 
contemporary imported Chinese wares but rather 
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have strong links to English silver forms, such as 
shell-form “salts”, sauce boats, and tankards. In 
addition Tait records that no figures are known with 
a ‘mushroom-grey or drab appearance’ correspond¬ 
ing to that found in early decorated table-wares and 
by inference lie appears to accept that known figures 
must date from 1750 or younger. Tait refers to Hurl- 
butt (1926: page 95 and plate 16b) where Hurlbutt 
records a pair of single shell-salts displaying what 
Tait quotes as having a “greyish-drab body and 
glaze ” However Hurlbutt does not elevate this grey- 
ish-drab feature to the descriptive or classificatory 
significance as used by Tait and instead appears to 
restrict this description to these salts alone. On 
page 95 Hurlbutt refers to these two items as having 
a greyish-drab body and glaze, whereas in the cap¬ 
tion to plate 16b, he refers to the body alone having 
this drab appearance. Subsequent workers have fol¬ 
lowed Tait with Adams and Redstone (1981) apply¬ 
ing this drab appearance to both the body and glaze 
of a small group of wares, Gabszcwicz and Freeman 
(1982), Gabszcwicz (2000a, b) and Spero (1990: 
No. 13) to the glaze alone, and Begg and Taylor 
(2000) to the body (No. 3, shell-salt with dense grey 
body and clear glaze), the glaze (No. 5, pug dog with 
dense white body and clear grey glaze), or to both 
body and glaze (No. 51, sauce boat with dense grey 
body and drab blue glaze). 

Based on porcelain composition, as derived from 
our work, some members of the so-called drab group 
belong to the Developmental period and others, such 
as a sauce boat with Hying handle (B66) and a fluted 
teapot (B62), which Gabszcwicz (2000c) regards as 
having a drab coloured glaze and Bcgg and Taylor 
(2000: No 34) a clear glaze, lack sulphur and arc 
consequently grouped with the New Canton period, 
albeit very early within that period. We regard this 
drab appearance as essentially an artefact of kiln-fir¬ 
ing conditions (Ramsay et al., 2004a) and based on 
composition, we identify a more diverse group than 
previously recognised as belonging to the earliest 
recognisable Bow second patent wares, some of 
which such as B9 have a distinctly white body and 
colourless glaze. Consequently we would suggest, 
based on paste composition, that the use of ‘drab- 
grey’ or ‘mushroom-grey’ to recognise early items of 
Bow second patent porcelain should be used with 
care in that other equally as early items lacking any 
drabness may be overlooked and consequently given 
a later date than warranted. A case in point is an in¬ 
cised bowl (Bcgg and Taylor, 2000: No. 35), which 
by analogy with B9 may be distinctly earlier than the 


date range of 1750 - 1752 as given by Begg and Tay¬ 
lor. Ramsay ct al. (2004a) note that the Bow propri¬ 
etors may initially have had trouble in firing ball clay 
with its higher levels of colorant oxides when com¬ 
pared to that found in Cherokee clay and conse¬ 
quently some early members of the second patent 
may indeed display this reduction drab feature. Nev¬ 
ertheless, through both experimentation and varia¬ 
tion in oxygen fugacity within a single kiln firing, a 
range of wares having variable or non-existent levels 
of drabness could have been produced from a single 
or closely contemporary kiln batch. As discussed 
below, we strongly suspect that there are still earlier 
extant phosphatic wares, as yet unrecognised, be¬ 
longing to a hypothetical Experimental period which 
would overlap with, or predate the Developmental 
period. Tait (1963) has speculated on similar ideas 
with regard to rare figures in the white, such as the 
Chinoiscrie group symbolic of Air. 

Bow second patent Early or New Canton period. 
This period is dated to c. 1747 - 1753 and composi¬ 
tional ly members of this group approximate the rec¬ 
ipe as calculated front the Bow second patent 
(Table 7), with both ball clay and crushed silica each 
around 25 wt% and ‘virgin cartlT comprising some 
45 wt% (hydrous) bone ash and 5 wt% cullct. This 
glass cullet comprises variable amounts of either or 
both flint or lead glass and alkali glass. Neither gyp¬ 
sum nor alum was detected for this period (Table 9, 
Fig. 7). Three examples analysed and included by us 
as a sub-group within the New Canton period , arc 
unusually enriched in both lead and potassium with 
> 1.25 wt% PbO. All three are in the ‘white’ (Table 
10). The first is a standing Negress with a basket 
(1328) housed in the collection of the London Bor¬ 
ough of Newham (Gabszcwicz, 2000b: No. 73). A 
similar example from the Katz Collection, in the 
Museum of Fine Arts, Boston has an incised date for 
1750. B28 has K 2 0 1.26 wt% and PbO 3.11 wt% 
and recipe calculations suggest an unusually high 
glass cullet component with lead glass 8.0 wt% and 
alkali glass 5.6 wt% giving a total cullct component 
of 13.6 wt%. The second is a white, finely potted tea 
bowl and saucer (B73) with applied primus sprays 
and an incised *R.’ (Begg and Taylor, 2000: No. 161) 
with PbO 1.86 wt% and K : 0 1.31 wt%. The third 
example is a pug dog (B96) with an incised annulet 
and arrow (Begg and Taylor (2000: No. 5) with PbO 
4.15 wt% and K 2 0 1.05 wt%. 

A fourth example with high PbO (2.55 wt%) and 
K 2 0 (1.49 wt%) is B68, which has been included 
with the Developmental period because of the pres- 
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B1 

B20 

B28 

B31 

B32 

B62 

B117 

B119 

Average 

Si0 2 

44.67 

46.4 

41.93 

42.15 

41.04 

50.96 

48.07 

42.13 

44.66 

TiO : 

0.26 

0.3 

0.26 

0.35 

0.59 

0.56 

0.30 

0.38 

0.38 

ai 2 o 3 

5.99 

8.5 

9.38 

7.09 

8.31 

8.91 

8.74 

8.11 

8.13 

FeO 

0.24 

0.4 

0.30 

0.37 

0.42 

0.48 

0.29 

0.39 

0.36 

MgO 

0.76 

0.4 

0.69 

0.56 

0.42 

0.02 

0.38 

0.61 

0.48 

CaO 

23.19 

23.0 

22.83 

24.67 

24.52 

20.53 

21.57 

26.60 

23.36 

Na 2 0 

0.82 

0.67 

1.03 

1.01 

0.65 

0.80 

0.65 

0.73 

0.80 

K 2 0 

0.70 

0.95 

1.26 

0.67 

2.03 

0.65 

0.84 

1.00 

1.01 

PA 

22.19 

19.4 

19.21 

23.13 

21.76 

16.60 

19.18 

19.88 

20.17 

PbO 

1.18 

bdl 

3.11 

bdl 

0.3 

0.52 

bdl 

0.17 

0.66 

so 3 

bdl 

bdl 

bdl 

bdl 

bdl 

bdl 

bdl 

nd 

bdl 

Total 

100.00 

100.02 

100.00 

100.00 

100.00 

100.03 

100.02 

100.00 

100.01 



B1 

B20 

B28 

B3I 

B32 

B62 

B117 

B119 

Average 

Ball clay 

18.2 

26.1 

28.3 

21.8 

25.6 

27.4 

26.8 

25.0 

24.9 

Bone ash 

46.3 

42.7 

42.3 

48.3 

45.8 

37.1 

41.2 

46.9 

43.8 

Flint glass 

3.1 


8.0 


0.8 

1.4 


0.4 

1.7 

Alkali glass 

4.8 

4.4 

5.6 

5.9 

10.8 

4.4 

3.5 

5.2 

5.6 

Crushed silica 

27.6 

26.7 

15.8 

24.0 

17.0 

29.8 

28.5 

22.6 

24.0 

Total 

100.0 

99.9 

100.0 

100.0 

100.0 

100.1 

100.0 

100.1 

100.0 


B1. underglaze blue colTee can with Stork and banana pattern (private collection) 

B20. while and gilt pedestal sauce boat (V&A*. C.673-1920) 

B28. Negress and basket in the white. See Gabszewicz (2000a: No. 73) 

B31 . famiilc rose vase (private collection) 

B32. Kitty Clive in the white (private eolleetion) 

B62. polychrome teapot (Taylor collection) 

B117. scratch T vase from a white and gilt garniture of seven (Hamilton Art Gallery) 

B119. ‘Remarked waster recovered by Dr D. Redstone from the Bow factory site. Average analysis of Adams and Redstone 
(1981: page 238, No. 3) and analysis by Ramsay and Ramsay (this publication), normalised to 100% 

nd not determined 
bdl below detection level 
V&A Victoria and Albert Museum 


Table 9. Chemical analyses and calculated recipes for Bow second patent Early or New Canton period (~1747 - 1753). 


cnce of gypsum in its recipe (Tabic 8). In some in¬ 
stances such as the pug dog (B96) there is insufficient 
K 2 0 (1.05 wt%) to account for ball clay, alkali glass, 
and lead glass and there is a suspicion that in these 
cases additional lead was added to the recipe in the 
form of litharge or some similar form. 

The key chemical feature of members of the early 
second patent Bow ( Developmental New Canton . 
and Target periods) is the moderately high level of 
A1 2 0 3 ranging from 7-9 wt% in the porcelain body 
and this feature applies to all such wares whether 
thinly or thickly potted in the white, polychrome, un¬ 
derglaze blue, incised, or figures. Owen (2001b, 
2002) has developed a binary plot of A1 2 0 3 vs P 2 0 5 
wt%, which is used to discriminate chemically be¬ 


tween the various factories that employed a phos- 
phatic recipe. We have reproduced this binary plot, 
except we have used our data to define the early and 
later second patent Bow phosphatie fields (Fig. 8). 

Our data fall into two distinct fields, namely an 
early second patent Bow field with higher A1 2 0 3 for 
a given P 2 0 5 value and a later Bow field, which com¬ 
prises members of the Bowcock and Tidswell peri¬ 
ods. Although this later field is more constrained in 
area than that given by Owen, we observe that this 
plot is capable of separating pre- 1755 Bow second 
patent porcelains from post- 1754 bodies, with the 
exception of B9 which has unusually low A1A for a 
given P 2 0 5 value and may be transitional to an ear¬ 
lier as yet unrecognised Experimental period. We 
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Fig. 7. Selected images of the Bow second patent AVw Canton period . Fig. 7a, seated abbess. East London, England, c. 

1747 - 1748 (B8). Soft-paste phosphatic porcelain marked underneath with a miniscule mark for Regulus of antimony and the 
letter ‘H’ both in red. H. 150 mm. (Private collection, photograph by courtesy of the owner). Painted in aubergine wash, black, 
and red with gilding to the edges of the book over brown; see Parkside Antiques (1997: No. 21) and Daniels (2007:269). Fig. 
7b, standing nun in white. East London, England, c. 1752 (Bll). Soft-paste phosphatic porcelain unmarked. H. 160 mm. 
(Private collection, photograph by courtesy of the owner). Fig. 7c, shell sweetmeat stand in white. East London, England, c. 

1748 — 1750 (B71). Soft-paste phosphatic porcelain. H. 105 mm. (Private collection, photograph by courtesy of the owner.) 
Here an open fluted shell-like feature rests on a rocaiiie base of coral, tubeworms, hivalves, and bird s nests with eggs; see 
Bcgg and Taylor, 2000: No. 172. Fig. 7d coffee can in underglaze blue. East London, England, c. 1747-1750 (BL) Soft-paste 
porcelain, unmarked. H. 60 mm. (Private collection, photograph by courtesy of the owner.) Thickly potted and painted in bright 
blue in the banana tree, stork, andfence pattern; see Parkside Antiques (1982: No. 6). Fig. 7c, garniture of vases’, East London, 
England, c. 1748-1750 (BI16 and Bll 7). Soft-paste phosphatic porcelain. 11. of main lidded vase 309 min. (Collection of the 
Hamilton Art Gallery, Victoria.) A set of seven vases, three lidded, decorated in penciled gold with rocks, pagodas, birds, wil¬ 
lows, and blossoms. Five arc incised on the base with an T and two with an ‘R’; sec Bcgg and Taylor (2000: No. 11). 
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B28 

B73 

B96 

Average 

Si0 2 

41.93 

47.76 

49.52 

46.40 

Ti0 2 

0.26 

0.43 

0.35 

0.35 

A1 2 0, 

9.38 

8.03 

9.84 

9.08 

FeO 

0.30 

0.24 

0.35 

0.30 

MgO 

0.69 

0.32 

bdl 

0.34 

CaO 

22.83 

20.42 

17.2 

20.15 

Na 2 0 

1.03 

1.16 

1.0 

1.06 

K 2 0 

1.26 

1.31 

1.05 

1.21 

P 2 0 5 

19.21 

18.47 

16.52 

18.07 

PbO 

3.11 

1.86 

4.15 

3.04 

S0 3 

bdl 

bdl 

bdl 

bdl 

Total 

100.00 

100.00 

99.98 

100.00 


B28 

B73 

B96 

Average 

Ball clay 

28.3 

24.6 

30.6 

27.8 

Bone ash 

42.3 

38.9 

32.2 

37.8 

Flint glass 

8.0 

4.8 

10.2 

7.7 

Alkali glass 

5.6 

7.4 

5.4 

6.1 

Crushed silica 

15.8 

24.5 

21.6 

20.6 

Total 

100.0 

100.0 

100.0 

100.0 


B28. Negress with baskci in the white. Sec Gabszewicz (2000a: No. 73) 

B73. ‘Remarked lea bowl and saucer in ihe while with applied prunus sprays. See Begg and Taylor (2000: No. 161) 

B96. Pug dog in the while. See Begg and Taylor (2000: No. 5) 

bdl below deicction level 

Table 10. Chemical analyses and calculated paste recipes for the high-lead group, second patent Bow porcelain of the New 
Canton period. 


also eoneur with Owen that the binary A1 2 0 3 vs P 2 0 5 
plot ean separate almost all Bow porcelain bodies 
from Bonnin and Morris compositions. 

The incised sub-group of early Bow porcelains. 
A survey of this sub-group is given by Gabszewicz 
(2000b). Members of this group comprise a small 
number of wares characterised by a seratehed or in- 
eised ‘R’ (B36, B73, B119) - at times so poorly exe¬ 
cuted that it looks like a ‘K7 (B116). In addition 
some articles possess an ineised *X’ and others an 
ineised line mark (B9, B10, B117), which Gabsze- 
wiez (2000b) groups with marked pieces and 
states that collectively they form an integral associa¬ 
tion. The group shows fine potting, marked attention 
to detail, particularly with regard to handles, spouts, 
and finials. In fact there is a degree of sophistication 
in design found to be lacking in 'slightly later’, more 
commercial wares. Gabszewicz (2000b) notes that 
where relief decoration is applied, it is erisp, whereas 
the glaze is irideseent, soft, and silky - often with 


fritting and surfaee bubbles. Dry aprons or patches 
are common towards bases and rims. The pallet com¬ 
prises sealing-wax red, pink, yellow, and purple with 
underglaze blue varying in tone from inky grey-blue 
to a bright vibrant blue. The thickly applied enamels 
are wet looking with flower petals often having a 
heaped and piled elTeet; a feature found in examples 
of deeoration on some members of the ‘A’-marked 
group and some early members of the Bow second 
patent porcelains, other than the inscribed group. 

Spero (2001: 24) speculates as to whether this 
‘scratch R’ group represents an alternative Bow por¬ 
celain body, differing in glaze, potting shapes, styles 
of deeoration, and tone of underglaze blue, or a body 
derived from an entirely separate pot works, which 
amalgamated with Bow at the opening of New Can¬ 
ton in 1750. This suggestion is examined more 
elosely later in this paper. Gabszewicz (2000b) how¬ 
ever writes that the incised group belongs to the 
body of Bow production, being precursors to the 
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Fig. S. A) 2 0 3 vs P 2 0 5 plot for various English and American phosphatic porcelains, modified from Owen (2002). Two fields for Bow second patent porcelains arc recognised. 
The first in yellow is for porcelains of the Developmental, New Canton . and Target periods ( e. 1746-1754). The second more tightly restricted field in blue is for porcelains of the 
Bowcock and Tidswell periods (1755 - e.1774). The relatively restricted field for later Bow porcelains indicates a more uniform paste composition from which it is inferred that 
there may have been a concomitant reduction in kiln losses when compared with earlier Bow phosphatic compositions. Of note is that our field for later Bow and that given by 
Owen (2002) both indicate that there is but minimal compositional overlap with Bonnin and Morris on a Al 2 0 3 vs P 2 0 9 plot. 
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main factory output, which is broadly dated by him 
as commencing from around 1750, thus indicating a 
time range of around 1747 - 1749. This would indi¬ 
cate, as noted by Gabszewicz, that the incised group 
might be expected to have evolved from the assumed 
earlier Developmental period , with some members 
being more sophisticated and better potted in ap¬ 
pearance. Some members of the Developmental pe¬ 
riod arc regarded by Gabszewicz as being close in 
general appearance to the triangle-period Chelsea 
wares, which arc generally regarded as dating from 
c. 1745- 1749 (Adams, 1987). 


During the course of investigation for this study a 
number of representatives of the incised sub-group 
(Fig. 7) were sampled and analysed and a representa¬ 
tive range of these analyses and calculated recipes are 
given in Table 11. Collectively the group shows a co¬ 
herent recipe with two members (B9 and BIO) having 
sulphur added, most likely as gypsum and conse¬ 
quently have been included with the Developmental 
period. Collectively with the possible exception of 
B9, the composition of the incised group conforms to 
that of the New Canton period (c . 1747 — 1753) with 
prominent levels of AJ 2 0 3 (7.94 - 9.71 wt%), and 



B10 

B36 

1373 

B116 

B117 

B119 

Average# 

Si0 2 

43.27 

46.3 

47.76 

47.65 

48.07 

42.13 

46.38 

Ti0 2 

0.61 

0.6 

0.43 

0.33 

0.30 

0.38 

0.41 

AlA 

9.71 

9.5 

8.03 

8.86 

8.74 

8.11 

8.65 

FcO 

0.24 

0.5 

0.24 

0.28 

0.29 

0.39 

0.34 

MgO 

0.72 

0.7 

0.32 

0.56 

0.38 

0.61 

0.51 

CaO 

22.79 

20.5 

20.42 

21.57 

21.57 

26.60 

22.13 

Na 2 0 

1.15 

0.65 

1.16 

0.79 

0.65 

0.73 

0.80 

k 2 o 

0.69 

1.2 

1.31 

0.81 

0.84 

LOO 

1.03 

P 2 0 5 

20.00 

19.2 

18.47 

19.16 

19.18 

19.88 

19.18 

PbO 

0.13 

0.9 

1.86 

bdl 

bdl 

0.17 

0.59 

SOj 

0.74 

bdl 

bdl 

bdl 

bdl 

nd 

bdl 

Total 

100.05 

100.05 

100.00 

100.01 

100.02 

100.00 

100.02 


B10 

B36 

B73 

B1I6 

B117 

B119 

Average# 

Ball clay 

29.4 

29.2 

24.6 

27.2 

26.8 

25.0 

26.6 

Bone ash 

42.4 

40.5 

38.9 

41.2 

41.2 

46.9 

41.7 

Flint glass 

0.3 

2.3 

4.8 



0.4 

1.5 

Alkali glass 

6.6 

2.6 

7.4 

4.4 

3.5 

5.2 

4.6 

Gypsum 

1.5 







Crushed silica 

19.8 

25.4 

24.3 

27.3 

28.5 

22.6 

25.6 

Total 

99.9 

100.0 

100.0 

100.1 

100.0 

100.1 

100.0 


B10. Knowles Boney underglaze blue mug. See Adams and Redstone (1981: Fig. 23 A) 

B36. ‘Remarked mug in the white (private collection) 

B73. ‘R’-marked white tea bowl and saucer with applied prunus sprays. See Begg and Taylor (2000: No. 161) 

B116. flange to lid for ‘R’-marked vase from white and gilt garniture, I lamillon Art Gallery, Victoria. See Begg and Taylor 
(2000: No. 11) 

B117. base of incised T-marked vase from white and gold garniture, 1 lamilton Art Gallery, Victoria. See Begg and Taylor 
(2000: No. 11) 

B119. ‘R’-marked waster recovered by Dr D. Redstone from the Bow factory site. Average analysis of Adams and Redstone 
(1981: page 238, No. 3) and analysis by Ramsay and Ramsay (this publication), normalised to 100% 

nd not determined 

bdl below detection level 

# average excludes B10 which contains gypsum 

Table 11. Chemical analyses and calculated paste recipes for incised T-marked and ‘R’-marked second patent Bow porce¬ 
lain of the Developmental and New Canton periods. 
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variable levels of PbO (bdl - 1.86 wt%), Na 2 0 (0.65 
— 1.16 wt%), and K 2 0 (0.69-1.31 \vt%). The range 
in amounts of the last three elements suggest either 
an inhomogeneous body in each case or that the 
amount and/or composition of glass cullet added, var¬ 
ied between each paste or kiln batch. Analysis of two 
members of this group, most likely derived from the 
same paste batch, tends to suggest the latter. Here in 
the case of the garniture from the Hamilton Art Gal¬ 
lery, Victoria (Begg and Taylor, 2000: 22) the flange 
of a lid to an ‘R’-marked vase (B116) and the base of 
an incised T lidless vase (B117) have closely compa¬ 
rable compositions (Table 11) thus suggesting that 
flux additions in the form of glass cullet varied be¬ 
tween paste batches, but were essentially constant 
within batches. This variable range in fluxes, assumed 
to have occurred between paste or kiln batches, sug¬ 
gests to us that maturation of the porcelain body 
would have shown considerable temperature varia¬ 
tion between kiln batches up to the Bowcock period 
when there was a marked attempt to standardize the 
paste composition and the associated level of fluxes. 

Bow second patent Transitional or Target period . 
This subdivision is based on a single Bow item, 
namely the Thomas Target bowl (B22) t which was 
originally in the J. A. Ainslie Collection, sold at So¬ 
theby’s (March 7 th , 1961, lot 185), and is now housed 
in the British Museum. The bowl is enamelled in 
deep brown, two shades of green, vermilion red (Til¬ 
ley uses the term ‘orange’), blue, and maroon with 
gold over-painting on the on-glaze brown enamel, 
and shows Chinese figures in an Oriental landscape 
(seeTait, 1959: No. 64). Frank Tilley (1952) initially 
described this bowl, where he incorrectly read the 
name as “Thos Tarock: 1754,” an error picked up by 
Tait (1959). Tilley records both the use of gold over 
brown and the translucency, which he describes as 
typical ‘Bow brown’. In the case of the application 
of gold over brown enamel, Tilley traces this feature 
back to include the Muses figures, the Fortune Tell¬ 
ing group, and other figures generally assigned to 
the period 1750- 1755. This technical aspect of gold 
over brown also can be found on an early Bow tea- 
canister (Ramsay and Ramsay, 2005b) and as noted 
is an apparent Bow signature technical feature. Com- 
positionally the Thomas Target bowl conforms to the 
recipe used in the Developmental period (c. 1746) 
with bone ash at around 45 wt% (hydrous) and both 
crushed silica and ball clay close to 25 wt% each. 
The remainder of the recipe is composed of glass 
cullet and a sulphur-bearing source, which in this 
case is attributed to gypsum (Table 12), It has been 


noted by one of the reviewers of this manuscript, that 
the low levels of sulphur in the body of the bowl may 
represent environmental contamination as sulphates 
are commonly found on artefacts exposed to urban 
environments such as that of London. Even if this is 
the case, this bowl still represents a transitional piece 
based on the observations by Frank Tilley with re¬ 
gard to the brown translucency of the body. This dif¬ 
ference in translucency between members of the 
Developmental period (green to grey-green to grey¬ 
ish-white) and the Target period (brownish) would 
consequently not appear to reflect compositional dif¬ 
ferences based on the analyses presented assuming 
sulphur contamination. Rather we suspect that the 
change in translucency around 1754 reflects kiln-fir¬ 
ing conditions, or even the possibility that by 1754 
the concern had dispensed with the initial fritting 
phase as recorded by Wedgwood. 

Bow second patent Middle or Bowcock period. 
This period coincides with a marked change in the 
paste recipe used at Bow and is dated to 1755 - 
c. 1769. The type example for this period is the docu¬ 
mentary Bowcock bowl (B25) housed in the British 
Museum. The date for the closure of this period 
(c. 1769) is uncertain but it occurred before 1772 
based on the composition of the Tidswcll mug, given 
below. Selected analyses of the Bowcock period are 
given in Table 13. Major recipe changes for this pe¬ 
riod include a significant drop in the amount of ball 
clay used from 25 wt% to around 15 wt%, a decrease 
in the amount of bone ash from around 42-45 wt % 



B22 


B22 

Si0 2 

43.08 

Ball elay 

20.9 

Ti0 2 

0.34 

Bore ash 

46.8 

aia 

6.8 

Alkali glass 

6.6 

FeO 

0.37 

Crushed silica 

24.9 

MgO 

0.95 

Gypsum 

0.8 

CaO 

23.76 

Total 

100.0 


Na 2 0 

0.9 

K 2 0 

0.87 

p 2 o 5 

22.51 

PbO 

bdl 

S0 3 

0.37 

Total 

99.95 


B22. Target bowl, dated 1754 (British Museum) 
bdl. below detection level 

Table 12. Chemical analysis and calculated recipe for the 
Bow seeond patent Transitional Period (1754). 
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B3 

B5 

B16 

B23 

B25 

B29 

Average 

Si0 2 

53.09 

58.57 

54.32 

54.72 

53.6 

51.98 

54.38 

Ti0 2 

0.06 

0.15 

0.2 

0.2 

0.2 

0.23 

0.17 

A1A 

4.61 

5.96 

4.98 

4.02 

5.4 

3.76 

4.79 

FcO 

0.34 

0.18 

0.1 

0.29 

0.2 

0.11 

0.20 

MgO 

0.45 

0.01 

0.4 

0.35 

bdl 

0.31 

0.25 

CaO 

20.73 

18.14 

21.19 

21.13 

21.9 

21.07 

20.69 

Na 2 0 

0.02 

0.19 

0.6 

bdl 

0.1 

0.25 

0.19 

K 2 0 

0.62 

0.50 

0.6 

0.39 

0.4 

0.52 

0.51 

p 2 o 5 

16.89 

14.59 

15.32 

16.31 

15.9 

17.74 

16.13 

PbO 

bdl 

bdl 

bdl 

bdl 

bdl 

bdl 

bdl 

so 3 

3.18 

1.71 

2.3 

2.6 

2.3 

4.03 

2.69 

Total 

99.99 

100.00 

100.01 

100.01 

100.0 

100.00 

100.00 


B3 

B5 

B16 

B23 

B25 

B29 

Average 

Ball clay 

14.1 

18.4 

15.5 

12.4 

15.8 

11.6 

14.6 

Bone asli 

37.3 

32.1 

35.8 

36.4 

36.6 

36.7 

35.8 

Gypsum 

6.4 

3.5 

4.8 

5.4 

4.7 

8.3 

5.5 

Crushed silica 

42.2 

46.0 

44.0 

45.8 

42.9 

43.4 

44.1 

Total 

100.0 

100.0 

100.1 

100.0 

100.0 

100.0 

100.0 


B3. underglaze blue sauce boar (private collection) 

B5. undcrglazc blue sauce boat (private collection) 

B16. portion of a white applied prunus coflee cup. Composite analysis fromTite and Bimson (1991) and this study with S0 2 
converted to S0 5 and normalised to 100% 

B23. undcrglazc blue bowl “Success to Trade" (British Museum) 

B25. Bowcock bowl (British Museum) 

B29. figure of a woman in Turkish dress. See Gabszewicz (2000a: No. 86) 

bdl below detection level 


Table 13. Chemical analyses and calculated recipes for the Bow second patent Middle or Bowcock period (1755 - 


to ~35 wt%, an increase in the amount of crushed 
silica (either quartz sand or crushed flint) from 25 wt 
% to around 45 wt%, an apparent absence of glass 
eullcL and finally the significant appearance of gyp¬ 
sum, as recorded by Wedgwood, of around 5-6 
wt%. Overall there is a decline in the quality of the 
porcelain body and as noted by various workers 
(Hobson, 1905; Tilley, 1952; Adams and Redstone, 
1981) this period (Fig. 9) is characterised by a porce¬ 
lain body, which becomes lighter in weight, more 
porous, and chalky in appearance with an inclination 
to staining on unglazed areas. The body displays 
what Tilley describes as a ‘Bow brown* transluccncy 
and there is a tendency for the overall glaze to be¬ 
come duller in appearance. Compositionally the 
Bowcock period is defined also by the use of a more 
uniform paste than was used during the preceding 
periods and evidence for this can be seen in both 
Figure 8 and Table 13. 


-1769). 

Bow second patent Late or Tidswell period. The 
type example for this period is the Tidswell mug 
(B24), dated 1772, and housed in the collections of 
the British Museum (Fig. 10). The commencement 
of this period is ill-defined and could range back 
into the mid to late 1760s. A future research program 
directed at analyzing documentary wares of the mid 
to late 1760s woutd define more accurately the start 
of the Tidswell period. Three items have been used 
to define this period and these arc the Tidswell mug 
(B24), an underglaze blue leaf dish (B15), and a 
polychrome mug (B35). Their analyses and calcu¬ 
lated recipes arc given in Table 14. Compositionally 
the key feature for this period is the appearance of 
what is assumed to be the presence of glass cullct 
{unsorted lead glass and lime-alkali glass as judged 
by the increase in K 2 0 (0.55 -1.8 wt%), Na 2 0 (0.3 - 
0.85 wt%), and the distinctive presence of lead as 
PbO (0.2 - 2.75 wt%)}. The highly variable amounts 
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Fig. 9. Selected images of the Bow second patent ffowcock period This period marked a distinct change in the reeipc 
resulting in a much more uniform composition. Fig. 9a, sauce boat in underglaze blue, East London, England, c. 1764 - 
1768, unmarked (B3). Soft-paste phosphatic porcelain. II. 100 mm. (Private collection, photograph by courtesy of the 
owner). Moulded with fruits and painted with Oriental style flowers, insects, and a cell border; sec Parkside Antiques 
(1988: No. 12). Pig. 9b, Figure in Turkish dress. East London, England, c. 1762, unmarked (B29). Soft-paste phosphatic 
porcelain. H. 195 mm. (Collection ofthc London Borough of Newham, photograph by eourtesy of Michael Booth). Fig. 9e, 
plate in undcrglaze blue. East London, England, c. 1756 - 1762, marked underneath with the numeral ‘6’ or ‘9’ in under- 
glaze blue. Soft-paste phosphatic porcelain. W. 175 mm. (Private collection, photograph by courtesy of the owner). Painted 
with thc golfer ami caddy pattern. Fig. 9d, waster. East London, England, c. 1756-1762, unmarked (B42), Soft-paste phos- 
phatie porcelain. L. 50 mm. (Courtesy of Dr D. Redstone, photograph by eourtesy of A. Gabszcwicz). This waster was re¬ 
covered from the factory site in 1968. Its outer wavy blue border with an inner thin line conforms to the golfer and caddy 
pattern or the van Frytom pattern. Fig. 9e, sauee boat, moulded and decorated in undcrglaze blue. East London, England, c. 
1762 — 1766 (B5). Soft-paste porcelain. L. 140 mm. (Private collection, photograph by eourtesy of the owner). Decorated 
both externally and internally with European flowers and an internal cell border. 
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B18 

B24 

B35 

Average 

Si0 2 

50.31 

55.15 

53,92 

53.12 

Ti0 2 

0.3 

0.2 

0.4 

0.3 

A1A 

5.3 

4.8 

4.68 

4.93 

FeO 

0.3 

0.4 

0.33 

0.34 

MgO 

0.3 

0.4 

0.03 

0.24 

CaO 

22.87 

17.56 

19.21 

19.88 

Na 2 0 

0.85 

0.3 

0,34 

0.50 

k 2 o 

0.55 

1.8 

0,99 

1.11 

P 2 0 5 

16.28 

14.26 

15.56 

15.38 

PbO 

0.2 

2.75 

0.93 

1.29 

S0 3 

2.75 

2.4 

3.61 

2.92 

Total 

100.01 

100.02 

100.00 

100.01 


B18 

B24 

B35 

Average 

Ball clay 

16.3 

14.0 

14.3 

14.9 

Bone ash 

37.2 

30.1 

32.3 

33.2 

Lead glass 

0.5 

6.8 

2.4 

3.2 

Alkali glass 

5.1 

7.0 

3.8 

5.3 

Gypsum 

5.6 

5.0 

7.4 

6.0 

Crushed silica 

i 35.3 

37.1 

39,7 

37.4 

Total 

100.0 

100.0 

99.9 

100.0 


B18. undcrglaze blue leaf dish (Victoria and Albert 
Museum) 

B24. Tidswell mug, dated 1772 (British Museum) 

B35. blue-ground mug with anchor and dagger mark 
(private collection) 

Table 14. Chemical analyses and calculated recipes for the 
Tidswell period (-1770 - 1774). 

of lead between the three bodies suggests that 
batches of mixed cullet were being utilised and, un¬ 
like the glass frit used in the body of Bow first patent 
wares, little efTort was made to separate the lead- 
bearing glass. Some broad similarities can be seen in 
comparing the recipes used in the Bowcock period 
and the Tidswell period. The amounts of ball clay 
(-15 wt%), bone ash (-35 wt%), and gypsum (-6 
wt%) used were essentially the same. The major dif¬ 
ference was in the amount of crushed silica em¬ 
ployed, which declined from around 45 wt% in the 
Bowcock period to around 37 \vt% in the Tidswell 
period. This deficiency of free silica in the Tidswell 
period was made up by the addition of glass cullet 
(-6 wt%). The reason for this reintroduction of cul¬ 
let, after its rejection during the previous Bowcock 
period, although speculative at this stage is discussed 
below. 


MAJOR CHANGES IN THE BOW 
PASTE COMPOSITION 

Several major breaks or changes in paste composi¬ 
tion arc recognised by us in the Bow porcelain out¬ 
put. The first was during the conversion from a 
China or Cherokee clay, high-firing body (Bow first 
patent) to a bone ash and ball elay based, lower-fir¬ 
ing body (Bow second patent). This change is sug¬ 
gested to have occurred at some time during 1745 
- 1746 based on a sequential paste model. Minor 
variations are noted in the paste composition used 
for first patent wares, with clay:glass frit ratios vary¬ 
ing from 1:1 to 2:1. The latter ratio has been recorded 
for a small number of examples including the so- 
eallcd high-style group of wares (Ramsay et al., 
2004b) and this variation accords with the 1744 pat¬ 
ent specifications in that a range of compositions 
ranging from 1 clay: 1 glass through to 4 clay:l glass 
are proposed. As yet an example of 4; 1 has not been 
recorded. Of note is that all representatives of the 
group so far analysed contain a lime-alkali glass frit, 
except the tea-canister from the National Gallery of 
Victoria, whose composition departs from the speci¬ 
fications of the 1744 patent and contains what may 
be steatite together with a minor addition of what we 
deduce to be alum (Table 5). 

The subsequent Bow second patent paste compo¬ 
sition is characterised by ball clay and bone ash to¬ 
gether with crushed silica, glass frit, and initially a 
sulphur-bearing source, most likely gypsum in many 
instances. This recipe, with some compositional vari¬ 
ation, continued through to and included 1754. The 
change in paste composition between the Bow first 
and second patents was profound and was most likely 
forced on the Bow proprietors because of the inferred 
termination in the supply of China clay from the Car¬ 
ol inas, probably reflecting Indian opposition and un¬ 
rest. We suggest that the proprietors made a remarkable 
and farsighted decision, once it became clear that 
supplies of high-firing, China clay were unlikely to be 
available in the short to medium term. This decision 
resulted in an abandonment of the luxury or ‘high- 
end’ market, which until then had been catered to by 
the remarkable Bow first patent wares, and a move to 
embrace the emerging middle market, using a readily 
accessible lower-firing, ball clay with an associated 
lowcr-tcmpcraturc lead glaze. Even so, numerous ex¬ 
amples from the second patent period were finely 
potted showing considerable sophistication in form 
with remarkable decoration. A good example of the 
quality achieved at Bow with the use of ball clay and 
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Fig. 10. Selccied images of the Bow second patent Tidswellperiod. This period is marked by a more variable composi¬ 
tion with ihe rcintroduction of glass cullel-boih alkali glass and lead glass. Fig.lOa, ‘Tidswell mug’, East London, England, 
1772 (B24). Soft-paste phosphatic porcelain marked ‘RD & MY Tidswell 1772/(Collection of the British Museum BM: 3- 
4.1, photograph by courtesy of A. Gabszewicz). Fig. 10b, fragment of a leaf-dish in undcrglaze blue. East London, England, 
c. 1770 - 1772, (B18). Soft-paste phosphatic porcelain marked with pseudo Oriental marks. (Collection of the Victoria and 
Albert Museum, Cl 6-1920. photograph by courtesy of A, Gabszewicz). Painted in shades of blue; see Gabszewicz and 
Freeman (1982: No. 116) for a comparable example. Fig. 10c, blue-ground mug. East London, England, c. 1770 - 1774 
(B35). Soft-paste phosphatic porcelain marked with an anchor and dagger in iron-red. (Private collection, photograph by 
courtesy of the owner). 


bone ash is the fluted, polychrome teapot (B62), for¬ 
merly in the Watney collection (Phillips, 1999: No. 13) 
and now in the Taylor collection. Wc question the 
claim by Schmidt (1932) that Bow has won general 
affection by her engaging incompetence. 

The second major change in paste composition 
occurred around 1755. This period is of particular 
note because it was in 1755 that Bow reached its ze¬ 
nith in sales as based on extant account books 
(Adams and Redstone, 1981; 177). Adams and Red¬ 
stone continue that, 

‘That is entirely understandable (with reference 
to the dominance of oriental decoration over the 
new European style) in view of the prosperity 
achieved, but this very success seems to have in¬ 


duced a reluctance to change when there must 
have been powerful commercial reasons for 
doing so. It stands in contrast to the rapid and al¬ 
most exclusive adoption at Bow of Meissen fig¬ 
ure models from the early fifties onwards’. 
Although there may have been reluctance by the 
Bow proprietors to adopt more readily the European 
designs and decoration in the mid 1750s, there is no 
evidence that there was a reluctance to change with 
regard to the technical aspects of porcelain produc¬ 
tion. During the very' period of 1755 when sales were 
at an all time high the proprietors engaged in a very 
significant modification of the paste composition 
used at Bow, with a reduction in both ball clay and 
bone ash and an increase in crushed silica. Gypsum 
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makes a distinct and profound reappearance after an 
absence of some eight years, whereas the use of glass 
cullet is abandoned. We agree with Tite and Bimson 
(1991) that this change in paste composition may 
have coincided with a decision not to frit the bone 
ash and crushed silica prior to mixing with the ball 
clay, as had been recorded by Josiali Wedgwood. 
This aspect may possibly date to c. 1754. Debate 
continues as to the reason for this significant change 
in the recipe with a concomitant reduction in the 
quality of the porcelain body - at least to our eyes. 
One possibility might have been an attempt to reduce 
the costs of the raw materials used, although without 
a detailed analysis of the local costs for silica sand, 
bone ash, ball clay, and glass cullet this is difficult to 
substantiate. John Mallet (written, com., December 
2003) writes that this assumption could possibly be 
supported by tracing various account books and re¬ 
cords relating to ball clay including references found 
in the Wedgwood archives, the Tnmsactions of the 
London Wedgwood Society, and his own articles on 
John Baddelcy (Mallet 1966, 1967). 

Another possibility is that by eliminating the use 
of glass cullet from the recipe, with its highly vari¬ 
able levels of the fluxes (potassium, sodium, lead, 
magnesium, and calcium), the proprietors were aim¬ 
ing for a more consistent and chemically homoge¬ 
neous paste composition. This is assumed to have 
resulted in more uniform firing characteristics of the 
porcelain body, which may in turn have helped re¬ 
duce kiln losses. If there is any basis to this notion, 
this would mean that by c. 1755 the proprietors made 
an economic decision to try to reduce what we sus¬ 
pect were high or unacceptable levels of kiln wast¬ 
age and accept a lesser quality porcelain body in 
return. We suggest that this critical change in the 
Bow r porcelain output and recipe, which we date to 
c. 1755, is a significant avenue for further research. 

Features associated with porcelains from the 
subsequent Bowcock period include a more porous 
and chalky body, which is prone to brownish stain¬ 
ing on unglazed areas. The porcelain body is typi¬ 
cally lighter in weight, no doubt reflecting the 
absence of lead-rich cullet. Translueeney develops 
reddish and brownish hues or may deteriorate to be¬ 
come non-existent. 

The third significant paste change is less well 
defined and occurred around 1769 - 1770, if not be¬ 
fore, when glass cullet was apparently reintroduced 
with the proportion of bone ash remaining essen¬ 
tially the same. The pottery-like nature of the body 
indicates that kiln-firing problems may have been 


occurring and the necessary peak temperatures were 
not being achieved or such peak temperatures were 
not being maintained for a long enough period in the 
kiln. It is tempting to speculate that the reason for 
the reintroduction of glass cullet w'as to incorporate 
additional fluxes with the paste in an attempt to ob¬ 
tain sintering and partial vitrification of the body at 
lower kiln temperatures. Even so this change in paste 
composition failed to develop an increased translu- 
ccney in the fired body suggesting that kiln-firing 
problems may have continued. 

Evidence is now mounting that Bow experi¬ 
mented with and produced commercial w'ares based 
on other recipe types in addition to the high-firing, 
hard-paste Si-Al-Ca and the bone ash bodies dis¬ 
cussed. One of these additional recipes required the 
use of steatite and the most compelling evidence for 
this contention is to be found in the tea-canister of 
the collections of the National Gallery of Victoria 
(Ramsay and Ramsay, 2005a). The most remarkable 
use of steatite by Bow recognised to date (Daniels, 
2007) is to be found in a group of busts of previously 
enigmatic attribution known as the George II busts 
(Delevingnc, 1963; Watney, 1968). By analogy, Wat- 
ney groups various nurse and nun Figures, including 
the white nurse in the Rissik Marshall Collection of 
Worcester Porcelain at Oxford, with these numbered 
busts, stating that they all have a typical hard. 
Wo reester-1 ike glaze. Current analytical research on 
a number of these busts and associated soeeles 
(Ramsay and Daniels, in prep) supports a Bow' attri¬ 
bution and work by Daniels (2007) dates this group 
of busts to 1744. For a summary on the most recent 
thinking regarding this recipe type and a discussion 
on a possible reattribution of a number of high-mag¬ 
nesian porcelains reference is made to Daniels 
(2007). 

A further possible recipe type can be suspected 
based on comments by Simeon Shaw' (1837) where 
he records that both Bow and Chelsea employed sil¬ 
ica sand from Alum Bay, pipe clay, and glass cullet. 
On this basis we suspect that there may be glassy¬ 
looking porcelains of Bow r derivation that have to 
date been misidentified as early Chelsea, early Long- 
ton Flail, Gouyin’s factory of St Jame’s, or even early 
Derby. Research into this recipe type is continuing. 
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POTTING AND DECORATIVE DISCORDANCES 
IN THE BOW OUTPUT 

One feature that characterises the Bow porcelain 
output is the presence of what ean be regarded as 
discordances or marked differences in both potting 
and decorative features between contemporary or 
closely contemporary groups of wares at various 
times during the factory life. The most obvious is the 
dichotomy that exists between first and seeond pat¬ 
ent wares, with the widely held belief for many years 
that the essentially homogeneous small group of‘A’- 
marked wares showed no linkages oreontinuum with 
the Bow second patent porcelains in respect to pot¬ 
ting, form, or enamelling. We agree with David 
Barker that styles ean never be more than a guide to 
contemporary trends in production, and eannot in 
themselves be a reliable guide to attribution without 
other forms of supporting evidence, yet this per¬ 
ceived discordance has been highly influential dur¬ 
ing the last 60 years or so in denying that the 
‘A’-marked group could be representatives of the 
Bow first patent. In the ease of potting, this differ¬ 
ence is at least in part explained by the contrasting 
materials and potting techniques employed in the 
manufacture of first and seeond patent wares. The 
paste composition specified in the Bow first patent, 
as dedueed from the firing of analogue porcelains 
(Ramsay et aL, 2004a) is a non-plastie or ‘short' 
paste and consequently slip-easting techniques were 
typieally employed for the 4 A'-marked wares, possi¬ 
bly introduced through the employment of one or 
more Staffordshire potters to address this problem. 
In other words both the paste composition and the 
kiln procedures required to produce the high-fired, 
hard-paste body using refractory China elay ean par¬ 
tially, if not largely, explain the perceived discor¬ 
dance in both form and potting between the 
‘A'-marked group and the early members of the Bow 
seeond patent. 

In the ease of the perceived diseordanee in enam¬ 
elling, Ramsay et al. (2003) have diseussed various 
decorative features, which collectively suggest link¬ 
ages between the ‘A'-marked group of porcelains 
and members of the Bow seeond patent. More re¬ 
cently Ramsay and Ramsay (2005a) have pointed 
out that the tea-eanister (B79) of the ‘A'-marked 
group represents an important ‘link piece' with the 
Bow second patent porcelains on aeeount of the use 
of the Island House pattern, the nature of the palette 
employed, the teehnieal aspect of gilding over brown 
enamel (a highly eharaeteristie feature of Bow), and 


the compositional use of a sulphur-bearing souree in 
the form of alum. The use of gypsum, or possibly in 
some instances alum, also appears in the earliest yet 
recognised Bow seeond patent wares (Developmen¬ 
tal period). 

Another perceived variance in potting and deco¬ 
rative aspects within the early Bow seeond patent 
underglaze blue wares, the Bow lmari variants with 
underglaze blue and overglaze iron-red and gilt, and 
the white ‘sprigged' poreelains has been proposed by 
Spero (1989, 2001). Spero (1989) notes this diver¬ 
sity of production and the associated unevenness 
from an aesthetic standpoint in Bow porcelain, when 
compared with other 18 ,h century factories. In the 
ease of Bow underglaze blue poreelains of the 1748 
- 1755 period. Spero comments on the considerable 
problems in terms of ehronology, glaze differences, 
decorative styles, and tones of underglaze blue. 
These underglaze blue wares are broadly subdivided 
into two groups by Spero, based on potting and dec¬ 
orative features (Table 15). 

With regard to the more thickly potted ‘chunky' 
wares or vivid blue group, Spero suggests that the 
reason for the scarcity of saucers is that they may 
have been far more thinly potted and henee subjeet 
to breakage, thus admitting that both thickly and 
more thinly potted Bow wares eould have been made 
concurrently at the same potworks. Such is the per¬ 
ceived diseordanee between these two groups that 
Spero (1989) comments that in the absence of the 
compositional evidence in the form of a serateh ‘R' 
waster discovered on the Bow site by Dr David Red¬ 
stone (Tables 9 and 11) there would be grounds for 
invoking separate factories to aeeount for these two 
groups of wares. Spero suggests that there may have 
been a two-tiered production output at the Bow fac¬ 
tory during the early 1750s, with one group directed 
towards a more discerning public. 

Subsequently, Spero (2001) might appear to dis¬ 
count the significance of the ‘R’-marked waster dis¬ 
covered on site during the 1969 excavation, and in 
diseussing an early incised ‘R’-marked finger bowl 
of the dark blue, more thinly potted group, he com¬ 
ments on the ‘inky’ tone of underglaze blue, the 
well-fitting glaze, and the unpretentious nature of 
the painting and argues that such features arc, 

.utterly alien to the mainstream Bow produc¬ 
tion of 1748 - 55, with its bright tone of blue, 
heavy and more forthright potting shapes and 
softer more porous glaze. 

Based on these potting, glaze, and deeorative fea¬ 
tures, Spero (2001) speculates on the possibility that 
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Bright blue, thickly potted group 

Dark blue, more thinly potted group 

potting 

Thickly potted and heavy in weight with sim¬ 
plicity of outline and economy of shape 

Relatively thin and generally executed with 
a neatness and refinement seldom associated 
with early Bow 

glaze 

Thick, softer more porous glaze, prone to bub¬ 
bling, which often has a double skin, and is 
prone to crazing 

Smooth, shiny, tactile, well-fitting glaze — far 
thinner than conventional early Bow, with blu¬ 
ish tinges where it pools 

underglaze blue 

Bright and lighter vivid tone of underglaze blue 
reminiscent of ‘Quink’ royal blue ink 

Darkish ‘inky’ tone, sometimes with a ‘sooty’ 
underfired appearance 

decoration 

Typically Oriental with a forthright artless 
quality with little sense of care and apparently 
quickly painted 

Precise, fluid painting showing both care and 
sophistication 

time range 

1748-at least 1754 

1748-1755 


Table 15. Comparison of potting and decorative aspects of early Bow underglaze blue porcelain, after Spero (1989, 2001). 


this intriguing but small-scale “scratch R” class is the 
work of an independent London pot works of the late 
1740s, which formed a loose association with the 
newly launched New Canton factory in 1750, sharing 
the kilns, warehouses, and other facilities of the 
greatly enlarged Bow enterprise. Previously Spero 
(1989) had proposed that the ‘R’-markcd group had 
evolved from the earliest Bow (second patent) prod¬ 
ucts, namely the drab-tinted or mushroom-glazed 
group, characterised by dclieatc famille rose and 
Imari colours and delicate potting forms (Develop- 
mental and early New Canton periods). On this basis, 
the Spero model would require that both the drab 
wares and much of the 4 Remarked group and associ¬ 
ated wares produced prior to 1750, to lack a Bow at¬ 
tribution, being instead manufactured by an 
independent London concern, which subsequently 
formed this loose association with Bow in 1750. In 
contrast Gabszcwicz (2000b) regards the ‘R’-markcd 
and associated wares, which he dates from 1747 — 
1749, as link pieces between the superb ‘mushroom’ 
glazed pieces and the general Bow production of 
about 1750. However he docs comment that lie finds 
it hard to credit the faetory, which produced the 
‘mushroom’ glazed wares with their magnificent pot¬ 
ting and fine enamelling, with the same which was re¬ 
sponsible for lhe more thickly potted plates and dishes 
decorated in bright, vibrant blue. More recently Spero 
(2005) adopts a more equivocal position stating. 
Whether these ‘scratch R’ wares are part of the 
continuous Bow production or were from an 
originally separate potworks is a matter of 
speculation. 


Interesting though these suggestions arc based 
largely on typological criteria, we suggest that these 
observations on being integrated with the archaeo¬ 
logical evidence, historical documents, and compo¬ 
sitional features confirm that the Bow factory was 
capable of producing groups of wares of apparently 
contrasting appearance. Archaeological evidence ex¬ 
hibited by Tail (1959) has demonstrated that under¬ 
rated wasters representing the Developmental period 
have been recovered from the New Canton factory 
site in Essex. The first is a portion of a shcll-en- 
erusted base (Tait, 1959: No. 4) recovered in 1921, 
while the second is a biscuit portion of a sauce-boat 
with a lion-mask foot (Tait, 1959: No. 7) also recov¬ 
ered from the factory site tti 1921. Based on this evi¬ 
dence the conclusion that we draw is that members 
from the Developmental and/or earliest New Canton 
periods were being produced from what was subse¬ 
quently to become known as the New Canton factory 
site located in Essex and not from some independent 
and geographically removed London potworks. 
Likewise the Spero two-potworks model would re¬ 
quire the ‘R’-marked waster recovered from the fac¬ 
tory site (Redstone, 1969) to have been produced 
after the ‘loose merger’ of these two concerns at 
some time during 1750. However, this model has 
failed to demonstrate why this ‘R’-marked waster is 
post- 1750 in date. Compositiotially, this waster 
could just as readily be pre- 1750. 

With regard to the compositional data, this study 
has demonstrated that members of the thickly potted, 
bright blue group as represented by the plate (B68) 
and the Knowles Boney mug (B10) have the same 
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unusual paste composition (ball clay, bone ash, cul- 
let, crushed silica, and gypsum) as other members of 
the Developmental period. This conformity in paste 
composition for wares, dated by us as being pro¬ 
duced from around 1746 - 1747, conflicts with the 
separate potworks model, as it is difficult to accept 
that during this very early period of highly competi¬ 
tive porcelain development in London, two indepen¬ 
dent and geographically removed porcelain concerns 
should be using identical and highly unusual paste 
compositions. 

In the case of insurance records (Adams, 1973), 
for the Bow factory site, Elizabeth Adams has noted 
that these fairly detailed records, which date from 
July 7 th , 1749, prior to this supposed loose merger, 
give the impression that the entire factory was being 
insured. It is hard to accept that the Bow proprietors 
would go to the trouble in subsequent years of insur¬ 
ing the buildings, stock, and utensils of a concern or 
concerns, which had but a loose association with the 
Bow factory commencing in 1750. 

Based on the above points involving archaeol¬ 
ogy, paste composition, and historical documents we 
conclude that the stylistically different groups recog¬ 
nised by Spero are of Bow derivation and were pro¬ 
duced on the Essex site in Stratford High Street from 
possibly around 1746 onwards. Moreover we con¬ 
clude that one of the key features of Bow porcelain 
production from c. 1743 onwards is the presence of 
distinct groups of wares which show a range of dif¬ 
ferences including starting materials, paste recipes, 
kiln-firing conditions, potting techniques, glaze ap¬ 
pearances, and nature of enamelling and associated 
decoration. Such discordances do not in themselves 
necessitate the need for different potworks to explain 
these typological and compositional differences. 

SUMMARY OF THE CLASSIFICATION OF 
BOW PORCELAIN 

Tabic 16 presents a classification for the Si-Al-Ca 
and phosphatic output from the Bow porcelain man¬ 
ufactory commencing with the onset of commercial 
Bow first patent wares, c. 1743. These Bow first pat¬ 
ent porcelains (‘A’-marked group) arc regarded as 
hard-paste, high-fired porcelains whose glaze ranges 
from matt (slightly immature) through to wet look¬ 
ing (mature). Translucency is distinct and varies 
from white to white with an icy greenish tinge. 
Within the Bow second patent division five groups 
or periods are recognised, which are assumed to have 


commenced from c. 1746 based on an assumption of 
sequential development of the Si-Al-Ca body fol¬ 
lowed by the bone ash wares of the Bow second pat¬ 
ent. During this second patent output the initial 
porcelain body up to 1754 typically is compact, rela¬ 
tively hard, at times distinctly heavy with good trans¬ 
lucency, which varies from grccnish-grey, to 
creamish-white to greyish-white. With the onset of 
the Bow cock period in 1755 the porcelain body com¬ 
mences to deteriorate in appearance becoming more 
chalky and porous. The body becomes lighter in 
weight (most probably reflecting the absence of lead 
cullct) and unglazed areas arc liable to develop 
brown staining. Translucency takes on yellowish, 
brownish, and reddish tinges. At times the body may 
even be opaque. Finally in the Tidswell period the 
porcelain body assumes an appearance more like 
that of pottery rather than porcelain. Translucency in 
examples examined is non-existent. For additional 
discussions on aspects of translucency as found in 
Bow second patent wares refer to Burton (1902), 
Hurlbutt (1926), Tilley (1952), Scott and Scott 
(1961), Adams and Redstone (1981), Begg and Tay¬ 
lor (2000), and Adency (2003). 

The earliest group of phosphatic wares recog¬ 
nised in this paper is assigned to the Developmental 
period , which based on a sequential model, is dated 
to c. 1746. However we suspect that there may be ear¬ 
lier precursor wares as yet unrecognised, whose com¬ 
position, assumed to be phosphatic, would be more 
variable ( Experimental period). A possible candidate 
for this hypothetical Experimental period is to be 
found in two octagonal, sprigged plates in the white 
(Scott and Scott, 1961). On the one hand the warping 
of both plates could indicate a low bone ash content, 
which would result in the bulk composition of each 
plate lying closer to the thermal minimum in the ter¬ 
nary system Ca j (P0 4 ) 2 - SiO, - CaA1,SiO H than more 
typical phosphatic wares, yet on the other hand the 
very high CaO relative to l\0 5 suggests that the anal¬ 
ysis carried out by Reginald Milton is in error and 
consequently we have chosen to disregard the results. 
This is a pity as we might suspect that early members 
of this notional Experimental period at Bow would 
conceivably contain examples with lower than usual 
bone ash contents. It would be interesting at some 
stage to rcanalyse one or other of these two octagonal 
plates to confirm the level of contained bone ash. 
Based on stylistic grounds wc draw attention to the 
low-flared, sprigged, hexagonal sauceboat (Ramsay 
et al., 2003: Fig. 11), which could belong to this very 
early period at Bow and likewise we refer to various 
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figures in the white noted by Tait. We prediet that 
very early Bow phosphatic porcelains may have un¬ 
usual bone ash levels, may have high glass contents, 
may show evidence of warping, and may often be in 
the white. A possible date range extending back to 
the earliest 1740s, if not earlier, might not be unrea¬ 
sonable for phosphatic wares of the Experimental 
period. 

Based on wasters derived from the lowest level 
recovered from Warmstry House, Owen (1998) has 
been able to demonstrate that William Davis and Dr 
John Wall had been experimenting up to and/or soon 
after the acquisition of Benjamin Lunds Bristol 
manufactory in early 1752, with a range of radically 
different recipe types, which included (1) tale + Hint 
glass, (2) tale + bone ash, (3) talc-free, bone ash 
variants, and (4) Si-AI rich types. A similar situation 
involving different or transitional recipes types has 
been reported from Limchouse (Freestone, 1993), 
Nantgarw (Owen et al., 1998), Vauxhall (Owen et 
al., 2000), and Bovey Tracey (Owen et al., 2000), 
Owen (1998) concludes that diverse recipes or paste- 
types were used at particular manufactories, espe¬ 
cially during their early experimental phases. We 
suggest that a similar situation exists for Bow'. Sup¬ 
port for this notion wall come either through archae¬ 
ological research and/or the analytical testing of 
unusual looking items thought to represent early 
Bow poreelain output. Should this suggestion prove 
to have some basis, then the model for parallel or 
overlapping development of both Bow first and sec¬ 
ond patent recipe types as adopted by Daniels (2007), 
rather than sequential evolution as used in this ac¬ 
count, is likely to be more eorreet. 

SIGNIFICANCE OF THE BOW MANUFACTORY 

The introductory paragraph to Chelsea porcelains by 
J. V G. Mallet (1965) possibly encapsulates some of 
the prevailing attitudes and concepts adopted to¬ 
wards the Bow porcelain manufactory, 

Chelsea shares with Bow the claim to have been 
first amongst the English factories to produce 
poreelain on a commercial scale, but in other 
w'ays the two major London factories were not 
strietly comparable. When Sprimont, the man¬ 
ager and dominant figure at Chelsea for most of 
the factory's duration, wrote of the other early 
English poreelain makers: “Several attempts 
have likewise been made here; few' have made 
any progress, and the chief endeavours at Bow 


have been towards making a more ordinary sort 
of ware for common uses", he was not so much 
decrying the wares of a rival as expressing his 
sense of isolation as the only British manufac¬ 
turer to concentrate exclusively on the luxury 
market. The wares of Worcester could better 
withstand boiling water; Bow' wares were 
cheaper. But to the English w p orld of fashion, 
Chelsea alone among the native porcelains could 
stand comparison with the wares of the Saxon or 
French Court factories. 

Mallet notes that these observations by Nicholas 
Sprimont were drafted at some time between 1752 
and 1757 and consequently Sprimont’s comments 
might appear apt with regard to a significant compo¬ 
nent of Bow's second patent output. If however one 
accepts our contention that the ‘A’-markcd group of 
porcelains is the product of the Bow r first patent, it 
might suggest that Sprimont was either unaware of 
the ‘A’-niarked group (an unlikely suggestion) or that 
by the time he w rote these words, Bow' had long sinee 
discontinued the production of first patent w p arcs. 

This belief that Chelsea porcelains alone could 
bear comparison with Meissen poreelain (Hobson, 
1905; llurlbutt, 1926; Mallet, 1965; Legge, 1984; 
Drageseo, 1993; Spero, 2006) has endowed that 
manufactory with special regard sueh that Sandon 
(1989:17) suggests that Chelsea in fact held a mo¬ 
nopoly over other English-made porcelains for a 
short period. Coupled with this notion is the gener¬ 
ally held view' that Chelsea w f as the first British com¬ 
mercial poreelain manufactory. Nightingale (1881) 
commences his account of English porcelains by 
stating that Chelsea w'as incontestably the most im¬ 
portant, both artistically and otherwise, of any of the 
English manufactories. More recently Sandon (1989) 
although noting that collectors will always argue 
over which was the first English poreelain factory, 
concludes that Chelsea is the only one which can 
begin to lay claim to that title. 

We suggest that based on the premise that the 
Bow r manufactory was producing commercial, hard- 
paste porcelains of remarkable technical and artistic 
brilliance by the early to mid 1740s, the assumed 
pre-eminence attributed to Chelsea for well over the 
last eentury needs to be re-evaluated. The develop¬ 
ment of a high-firing, Si-AI-Ca body by Bow, when 
eoupled with the innovative sceond patent bone ash 
recipe and the pioneering role in developing a high- 
magnesian (steatitie) recipe, leads us to the conclu¬ 
sion that on considering the entire Bow poreelain 
output, and not merely the second patent phosphatic 
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wares in isolation, the experimental, technical, entre¬ 
preneurial, and artistic contribution both by this fac¬ 
tory and its proprietors to English ceramic 
development is unrivalled by any other 18 lh century 
English porcelain manufactory (Daniels, 2007; 
Ramsay and Ramsay, 2007). This appearance of 
three uniquely British commercial porcelain recipes 
during the space of but a handful of years represents 
a possibly unparalleled period in the history of Brit¬ 
ish decorative arts, yet these achievements have been 
largely overlooked or forgotten during the subse¬ 
quent 250 years. 

Another feature, which demonstrates the leader¬ 
ship role played by the Bow manufactory and its pro¬ 
prietors, can be found in the desire by rival concerns 
to replicate the recipes employed at Bow. Whilst 
many ceramic commentators tend to give promi¬ 
nence to the spread of stylistic and decorative links 
as supporting evidence for such a leadership role, 
Barker (1998) suggests that these decorative features 
more often tend to confuse. It might appear that the 
spread of paste recipes, by what Owen and Hillis 
(2003) describe as technological transfer routes, is 
arguably a more significant and objective method in 
deducing or inferring the importance and signifi¬ 
cance enjoyed by any particular factory. As noted. 
Bow developed at least three remarkable and innova¬ 
tive paste types, which were quickly emulated and 
copied to various degrees by other concerns. 

The Si-Al-Ca body can be recognised as having 
spread by 1745 to Limehousc, and Pomona (Free¬ 
stone, 1993, 1996) and by 1756 to W m Reid and Co 
at Brownlow Hill in Liverpool (Owen and Hillis, 
2003.) The main difference between the recipe used 
at Bow and that used at the other sites is that Bow 
had access to a refractory, high-firing China clay in 
contrast to the employment of a lower firing ball clay 
at Pomona, Limehousc, and Brownlow Hill. In the 
ease of glazing Freestone (1993) notes that glazes 
used on Limehousc ‘experimental’ wares reflect the 
lead-free, Si-Al-Ca glaze specified in the Bow 1744 
patent whereas the subsequent commercial Liine- 
house wares reverted to a lead-based glaze. 

The use and spread of the bone ash recipe can be 
regarded as a triumph of Bow ingenuity and its lead¬ 
ership role amongst other contemporary concerns. 
Based on both waster evidence and the known com¬ 
positions used by various factories, the following 
tentative dispersion network involving in the main, 
crushed silica, bone ash, and ball clay can be sug¬ 
gested for the following concerns: Vauxhall by or 
after 1751 (Owen ct al., 2000), Worcester prior to 


February 21 st , 1752 (Owen, 1998), Chelsea around 
mid 1750s (Adams, 2001; Godden, 2004b), W m Reid 
and Co by 1756 (Owen and Hillis, 2003), Lowestoft 
by around 1757 (Owen and Day, 1998), Samuel Gil- 
body by 1758 (Godden, 2004a), Isleworth some time 
after 1760 (Freestone et al., 2001), William Ball at 
Brownlow Hill by 1761 (Phillips, 1999), James Pen¬ 
nington by 1763 (Phillips, 1999), Bovcy Tracey by 
1766 or 1767 (Owen ct al., 2000), Chclsca-Derby by 
1770 (Owen and Barkla, 1997), Bonnin and Morris 
in Philadelphia by 1770 (Hood, 1972; Owen, 2001b), 
Seth Pennington and John Part by 1778 (Phillips, 
1999), Nantgarw by 1813 (Owen ct al., 1998), and 
Swansea by around October 1814 (Owen ct al., 
1998). In some instances, such as Worcester or Vaux- 
hall, the use of bone ash was apparently limited to an 
experimental phase as deduced from wasters recov¬ 
ered on site. 

Arguably the most significant contribution by 
the Bow manufactory is the subsequent incorpora¬ 
tion of bone ash into what is known today as English 
bone china. This application was apparently em¬ 
ployed by Spode and Minton by the end of the 18 th 
century (Godden, 2004b) and then subsequently by a 
variety of factories such as J. & W. Ridgway, Daniel, 
and Wedgwood (Godden, 2004b.). It is this recipe 
type, known today as English bone china comprising 
some 50 wt% bone ash (Hamer, 1975), which is the 
Bow manufactory s most enduring legacy. 

Evidence presented in this account alTirms that 
Bow was producing a third highly significant recipe 
of the high-magnesian type during the mid 1740s. 
Owen and Hillis (2003) comment that Robert Pod- 
more took his knowledge of Worcester’s use of soap¬ 
stone with him to Liverpool, thus indicating a 
technology pathway from Benjamin Lund of Bristol, 
to Worcester by 1751, and thence to Richard Chaf¬ 
fers in Liverpool in 1755. However Owen and Hillis 
note that it is difficult to determine where Lund ac¬ 
quired his knowledge of soapstone, even though it 
has been claimed that he brought it with him from 
Limehousc. This possibility now gains support from 
the claim by Freestone (1993) regarding the pres¬ 
ence of soapstone based on XRD analysis in exam¬ 
ples attributed to Limehousc, thus suggesting that 
soapstone technology initially developed in London. 
A tentative technology pathway involving both soap¬ 
stone and Si-Al-Ca bodies can be postulated stretch¬ 
ing from Bow, possibly through Limehousc and 
thence to Worcester by 1751 via Lund’s Bristol in the 
case of soapstone. Likewise by the early 1750s Nich¬ 
olas Crisp was utilizing Bow’s steatitic recipe at 
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Vauxhall. The Vauxhall low-Ca steatitic recipe is 
mirrored in compositions recognised for Worcester 
and Chaffers Liv erpool (Owen ct al., 2000) and Bow 
itself. 

Within much of the writings on early English 
porcelains there is to be discerned a thread which 
might suggest an attitude verging on inferiority when 
compared with the achiev ements and splendours of 
both Oriental and Continental porcelain. Hobson 
(1910) alludes to aspects of this complex where he 
writes, 

.remember that porcelain was not discovered 

in England by a process of ev olution from the 
native earthenware. It was, on the contrary, an 
exotic plant of eastern origin, naturalized and, 
one might say, hybridized on the Continent, and 
brought to England, as it were, in cuttings which 
were planted first in the neighbourhood of 
London and afterwards disseminated in more 
congenial soils. 

This view or variants, which suggests that the 
English are in some way indebted to the Continent 
for the endowment of superior ceramic technology 
and associated knowledge has reappeared at numer¬ 
ous times over the last century in various accounts 
and discussions. We suggest that our understanding 
of early English porcelain initiatives can only claim 
to have come of age when it is recognised and ac¬ 
cepted that the three recipe types described above, 
developed and commercialised by Bow, are essen¬ 
tially indigenous to Britain and possible in part to 
colonial America. The ceramic contribution by Bow 
and its proprietors represents an hitherto unrecog¬ 
nised triumph for the British ceramic tradition and is 
in no way subservient to the Continent. This uncer¬ 
tainty, if not denial of the great indigenous English 
ceramic tradition is nowhere more obvious than in 
the repeated attempts over many years to giv e away 
these brilliant Bow first patent porcelains to the Ital¬ 
ians or ev en the Scots. 


CONCLUSIONS 

In this contribution we have presented a classifica¬ 
tion of Bow porcelain based on the inferred recipes 
of the paste used, appearance and physical properties 
of the subsequent bodies produced including translu- 
cency, and associated decoration. This classification, 
which dates the onset of the Bow commercial output 
to c.1743, has led us to the conclusion that the con¬ 
tribution by the factory proprietors to the develop¬ 


ment of the English porcelain industry has to date 
not been fully appreciated. We consider that it has 
now been scientifically demonstrated that whoever 
was firing the ‘A’-markcd group of porcelains was 
replicating the Bow first patent of 1744. Wc accept 
that the ‘A'-marked group of porcelains represents 
the ‘long-lost’ products of this patent and on inte¬ 
grating these remarkable high-fired, hard-paste por¬ 
celains with the later Bow phosphatic second patent 
wares, coupled with Bow’s high-magnesian wares, 
the inescapable conclusion drawn is that the Bow 
manufactory holds an unparalleled position in Eng¬ 
lish 18 th century porcelain development. One of 
these bodies is a hard-pastc Si-Al-Ca body with an 
associated high-fired Si-Al-Ca glaze, the second a 
bone ash based porcelain, which was to evolve by 
the end of the 18 th century into the widely acclaimed 
English bone ash body. The third paste type relates 
to the high-magnesian body (steatitic) which current 
research suggests was being produced commercially 
by the early to mid 1740s. It is this commercial pro¬ 
duction of three uniquely British porcelain types, all 
within a two to three year period and all peculiar to 
Bow, which more than anything establishes the sig¬ 
nificance of this concern and the stature of its pro¬ 
prietors at a global level. Other aspects of the Bow 
concern include the remarkable entrepreneurial en¬ 
ergy of the early Bow proprietors in sourcing their 
refractory clay, used in the high-fil ing Si-Al-ca body, 
over 8000 km from the Appalachian ranges, the 
highly sophisticated melding of indigenous and ex¬ 
otic potting forms and decorative themes into the 
earliest recognised luxury porcelains of the mid 
1740s which can bear comparison with Meissen, and 
the growth of the business into arguably the largest 
and most profitable English ceramic concern of its 
day by the mid 1750s. This confluence in intellect, 
technological development, entrepreneurial drive, fi¬ 
nancial acumen, and the linkages with the best in the 
English artistic world including painting, engraving, 
and sculpture (Daniels, 2007) all contained within a 
few years, is possibly unparalleled in the entire his¬ 
tory of British decorative arts. 

Various distinct divisions arc recognised for the 
Bow output. Although there is an apparent dichot¬ 
omy in form and decoration between first and sec¬ 
ond patent wares, there is a greater division between 
the two paste compositions (refractory China clay vs 
low-firing ball clay combined with bone ash) yet 
both patent compositions were entered by Thomas 
Frye. The Bow first patent specifics various clay to 
glass ratios ranging from ~1:1 to 1:4, however to 
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date clay contents ranging from 50 - 70 wt% hy¬ 
drous only, have been identified among first patent 
Bow porcelains. Where analyses arc available we 
conclude that the glass frit was a lime-alkali frit. In 
one instance wc conclude that steatite was being 
mixed with a high-clay body and alum. These first 
patent wares are deduced by both us and Pat Daniels 
to have been commercially produced in London from 
c. 1743 and this raises the questions as to the date 
when experimental firings at Bow commenced and 
when the earliest parcels of Cherokee clay arrived in 
London. Research in this direction is well advanced. 
In addition there arc various contemporary docu¬ 
ments dating from 1 743, which might appear to refer 
to Bow first patent porcelains, with the most obvi¬ 
ous, other than the 1744 patent itself, being the Vin¬ 
cennes Privilege of July 1745 as recognised by 
Daniels, the letter written by William Cookworthy 
likewise in July 1745, and the highly significant 
comments written by William Tomlinson Jun, and 
dated 14 th December 1744. The sudden appearance 
of hard-paste English porcelain requiring the use of 
a refractory China clay, high temperature kiln-firing 
techniques, and its associated decoration showing 
some parallels with Meissen, was quickly recognised 
by the French. Daniels also notes with regard to the 
porcelains exhibited by Thomas Bryand before The 
Royal Society in February 1743, that no other known 
group of English ceramics of that date fit the de¬ 
scription given (refractory body which is resistant to 
thermal stress) other than those of the ‘A’-marked 
group, yet there have been numerous attempts to 
force Chelsea glassy, soft-paste porcelains into this 
Procrustean mould. 

We conclude that the 1744 patent of Hcylyn and 
Frye, which specifies the necessary raw materials 
and the proportions required for the manufacture of 
Bow first patent porcelains is an hitherto overlooked 
landmark document in the history of English ceram¬ 
ics. We note also that the potential role played by 
Andrew Duchc and the Philadelphia ceramic tradi¬ 
tion needs to be re-evaluated. Previous authors, who 
accepted that Duchc did produce porcelain in Savan¬ 
nah (Hommcl, 1934; Gilmer, 1947, 1948), were 
hampered in being unable to recognise any products 
that could reasonably be related to Andrew Duchc. 
We would contend that this situation may have now 
changed. 

The earliest Bow second patent wares recognised 
in this paper belong to the Developmental period 
(cl746), however we note Taifs comments regard¬ 
ing undecoratcd white wares, which may be at least 


as early, if not earlier ( Experimental period ). We pre¬ 
dict that such wares might be characterised by low 
bone ash levels, possible evidence of sagging, and 
demonstrating higher than normal levels of glass 
cullet in the initial paste recipe. On a compositional 
basis, porcelains of the Developmental period closely 
compare with the specifications of the 1749 Bow 
patent, however wares grouped with this period con¬ 
tain the addition of sulphur, derived most likely 
through the presence of gypsum or in some instances, 
possibly alum. Although some early enamelled 
members of this period do have a drab-grey appear¬ 
ance, wc would question whether this feature charac¬ 
terises all early enamelled wares. Rather we regard 
this drabness to reflect an artifact of variable kiln fir¬ 
ing conditions, Translucency of the ceramic body for 
items conforming to this period is typically green¬ 
ish-grey to greenish-white to at times creaniish- 
whitc. Porcelains grouped in the New Canton period 
(c. 1747 - 1753) accord with the composition speci¬ 
fied in the 1749 patent but without the addition of a 
sulphur-bearing component, with approximately 25 
wl% crushed quartz, 25 wt% ball clay, and 50 wt% 
‘virgin earth'. It is shown that for this period ‘virgin 
earth' comprises 90 wt% bone ash and 10 wt% glass 
eullet, Translucency of the porcelain body during 
this period is typieally greenish-grey to whitish-grey. 
The Transitional or Target period (1754) likewise 
conforms to the 1749 patent recipe, but with the re- 
introduction of a small addition of gypsum (H wt%) 
assuming that this low level does not reflect 
contamination. 

Although the Bow manufactory reached its ze¬ 
nith in sales and turnover in 1755 and little change 
can be seen stylistically in the porcelain output until 
the late 1750s, it now appears that c. 1755 the propri¬ 
etors engaged in significant changes to the paste rec¬ 
ipe and in the preparation of the raw materials used. 
During this year ball clay was reduced from around 
25 wt% to 15 wt%, crushed quartz increased from 
25 wt% to around 40 wt%, and gypsum to around 5 
wt% was added. We also infer that glass cullct ceased 
to be added to the porcelain body from around 1755 
and we agree with Tite and Bimson (1991) that this 
ehange may have coincided with the cessation of ini¬ 
tially fritting the various raw materials. This phase of 
production, termed here the Middle or Bowcockpe¬ 
riod, continued until around 1769, Translucency 
during the Bowcock period varies from yellow brown 
and straw through to distinct reddish hues to non-ex¬ 
istent. This variation in translucency most likely re¬ 
flects declining peak kiln temperatures through time 
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and/or the reduced degree of heat work achieved. A 
fruitful line of future research would be to try and 
discern the main reason or reasons, be they eco¬ 
nomic, improved kiln-firing outcomes, or consumer 
demand for this profound recipe change, which wc 
regard as a major unanswered question associated 
with the history of the Bow ceramic output. Wc have 
previously suggested that one reason for this change 
might be associated with attempts to reduce costs as¬ 
sociated with the procurement of raw materials. A 
second, and possibly more likely reason, for this 
change was the desire to establish a more uniform 
paste composition and hence reduce inferred kiln 
wastage. This change to a more uniform composi¬ 
tion with a significantly reduced variation in the 
fluxing elements can be seen visually by comparing 
the various calculated recipes for the New Canton 
period (Table 9) with those of the subsequent Bow- 
cock period (Tabic 13). 

In the Late or Tidswell period (c. 1770 - 1774) 
the proprietors reintroduced glass cullet (both alkali- 
and lead-bearing) but kiln-firing problems appear to 
have occurred, thus resulting in a porcelain body 
often being difficult to distinguish from pottery. 
Transluceney is negligible to non-existent. For this 
discussion wc have placed the basal boundary for the 
Tidswell period at 1770. however it could prove to be 
a little earlier. A more precise boundary between the 
B owe nek and Tidswell periods needs to be defined 
and again this offers a further avenue for research. 

The third major recipe type developed to a com¬ 
mercial stage by Bow' is the high-magnesian body of 
which a small number of examples arc now recog¬ 
nised. Possibly the most remarkable example of 
these wares is the George II busts, which Daniels 
(2007) dates to 1744. Next to the VV-marked group 
of porcelains, these numbered busts, of which some 
16 examples are known, arc arguably the most im¬ 
portant early English group yet requiring a compel¬ 
ling attribution (Ramsay and Daniels, in prep). 

We note that whereas studies of English porce¬ 
lains using body, glaze, form, and decoration have 
been in the past highly useful in grouping like with 
like, sueh studies have been less successful in attrib¬ 
uting various porcelain groups to a factory source in 
the absence of supporting information including 
documentary wares, archival material, compositional 
data, and archaeological evidence. Possibly the most 
outstanding example has been the reluctance since 
the 1930s to recognise the significance of the 4 A'- 
marked group, however other examples of this prob¬ 
lem exist. We suggest that although typological 


approaches to the study of English porcelains have 
been very successful during the 19 lh and 20 l11 centu¬ 
ries, sueh approaches on their own will not sustain 
future scholarship through the 21 st century. A case in 
point is that for over the last decade, arguably the 
most significant body of original research into early 
English porcelains has come out of Nova Scotia, not 
the United Kingdom. This research touches on most 
of the major 18 th century English factories yet the 
English ceramic establishment has in many instances 
largely ignored this work. The future challenge will 
be to integrate such results and possibly our analyti¬ 
cal approach adopted in this contribution, into more 
broadly based studies of English ceramics. Likewise 
the importance of rigorous archaeological excava¬ 
tions with full site maps and detailed stratigraphy is 
only recently being given the prominence required. 

In the case of glaze compositions used at the var¬ 
ious English concerns, Ramsay ct al. (2003) have 
noted that in many instances, based on the limited 
number of analyses currently available, such glaze 
compositions appear to be highly factory specific. 
As for the glazes used at Bow? Well that is another 
story for another day. 
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APPENDIX 1: SAMPLE PREPARATION: 


Samples of ceramic powder and glaze obtained from 
various Bow porcelain items were mounted in PVC 
blocks and polished. Eaeh block was subsequently 
coated with a film of amorphous carbon (<3nm) to 
prevent a build-up of charge during analysis. Quanti¬ 
tative chemical analyses were performed using a 
JEOL S40A scanning electron microscope (SEM) 
equipped with an Oxford Instruments ATW X-ray 
Energy Dispersive Spectrometer (XEDS). The mi¬ 
croscope was operated at a high-tension of 40 kV, the 
probe current was set at 6 Na and the working dis¬ 
tance at 39 mm. The resolution of the energy-disper¬ 
sive detector was 147 Ev at 5.9 keV Typically, the 
live time was 100 seconds. All spectra were acquired 
using a focused (~1 pm diameter) probe. Bulk com¬ 
positions were determined by raster analyses of sin¬ 
gle fields using the maximum available area. All 
quantitative analyses involved applying the ZAF ma¬ 
trix correction procedure to the measured intensities 


of the Na-Ka, Mg-Kcc, Al-Ka, Si-Ka, P-Ka, S-Ka, 
K-Ka, Ca-Kcc, Ti-Ka, Fe-Ka and Pb-La character¬ 
istic x-ray peaks. Oxygen content was calculated by 
difference based on the assumed stoichiometry of 
the oxides. The internal standards and references 
used in this investigation included apatite (Ca, P), 
anhydrite (S), plagioclasc An 65 (Al, Si), tugtupite 
(Na), sanidine (K), iron (Fc), lead (Pb), magnesium 
(Mg) and titanium (Ti). The presence of trace quanti¬ 
ties of other elements was confirmed by inspecting 
spectra by eye. Due to peak overlap, it was not possi¬ 
ble to confirm visually for (a) sulphur when lead was 
present and (b) sodium when remote fluorescence 
from the copper sample holder gave rise to a Cu-L 
peak. In most instances results are regarded as 
+/- 5% however in some cases, where the amount of 
powder was very small, this degree of precision 
would decrease. 
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APPENDIX 2: LIST OF ANALYSED SPECIMENS. 


c China clay, be ball clay, ba bone ash, Ig lead glass, 
ag alkali glass, s silica, g gypsum, a alum, st 
steatite. 

Bl. Undcrglaze blue and white cofTcc can, private 
collection, (be 18.2, ba46.3, lg3.1, ag4.8, s27.6) 
B3. Undcrglaze blue and white sauceboat, private 
collection, (be 14.1, ba37.3, g6.4, s42.2) 

B4. Figure of a bagpipe player in the white, private 
collection. (bcl6.4, ba46.8, lgl.7, ag7.1, s28.0) 
B5. Undcrglaze blue and white sauceboat, private 
collection. (bc!8.4, ba32.1, g3.5, s46.0) 

B8. Figure of seated abbess, private collection. 

(bc24.1, ba41.5, ag4.5, s29.9) 

B9. Bowl with incised line and fc B’-marked, private 
collection, (be 15.0, ba40.1, ag6.3, g6.2, s32.4) 
BIO. Mug undcrglaze blue and white with incised 
line (Knowles Boney mug) private collection. 
(bc29.4, ba42.4, lg0.3, ag6.6, gl.5, sl9.8) 

Bl 1. Figure of a standing nun in the white, private 
collection, (be 18.9, ba46.2, lg4.4, ag6.5. s24.1) 
B13. Polychrome plate, private collection. (bc25.L 
ba48, lgl.4, ag5.6, si9.9) 

B14. Fluted cup, TV-marked, private collection. 
(c43.4, ag56.6) 

B16. Fragment of an applied primus cup, Victoria 
and Albert Museum, (be 15.5, ba35.8, g4.8, s44) 
B18. Fragment of an undcrglaze blue and white leaf 
dish, Victoria and Albert Museum, (be 16.3, 
ba37.2, lg0.5, ag5.1, g5.6, s35.3) 

B20. Pedestal sauceboat in the white with gilding, 
Victoria and Albert Museum. (bc26.1, ba42.7, 
ag4.4, s26.7) 

B22. Bowl “Target Bowl,” British Museum. (bc20.9, 
ba46.S, ag6.6, g0.8, s24.9) 

B23. Bowl “Success to Trade,” British Museum. 

(be 12.4, ba36.4, g5.4,s54.8) 

B24. Mug“Tidswcll Mug ” British Museum, (be 14.0, 
ba30.1, lg6.8, ag7.0, W g5.0, s37.1) 

B25. Bowl “Bowcock Bowl” British Museum 
(bel5.8, ba36.6, g4.7, s42.9) 

B28. Figure of Negress with basket in the white, Ne¬ 
wham Borough Council. (bc28.3, ba42.3, lg8.0, 
ag5.6, si5.8) 

B29. Figure of female in Turkish costume, Newham 
Borough Council, (bel l .6, ba36.7, g8.3, s43.4) 
B30. Single shell-salt, Newham Borough Council. 
(bc20.0, ba43.6, lg4.3, ag8.3, a5.6, si8.2 or 
bc20.5, ba42.8, lg4.4, ag!2.0, g4.1, s!6.2) 


B31. Vase ,famille rose, private collection. (bc21.8, 
ba48.3, ag5.9, s24.0) 

B32. Figure of Kitty Clive in the white, private col¬ 
lection. (bc25.6, ba45.8, lg0.8, agl0.8, sl7.0) 
B33. Teapot, polychrome, private collection. (bc33.0, 
ba32.8, lg0.3, agl.4, s32.5) 

B35. Mug blue ground, private collection, (be 14.3, 
ba32.3, lg2.4, ag3.8, g7.4, s39.7) 

B36. Mug ‘R'-inarked, private collection. (bc29.2, 
ba40.5, lg2.3, ag2.6, s25.4) 

B39. Waster, courtesy of Dr D. Redstone, (be 13.2, 
ba41.1, lg0.5, ag2.3, g4.3, s38.6) 

B42. Waster undcrglaze blue Image pattern , cour¬ 
tesy of Dr D. Redstone, (bel2.4, ba39.3, ag3.4, 
g5.7, s44.1) 

B43. Bowl blue and white, British Museum, (be 14.4, 
ba39.4, g5.4, s40.8) 

B51. Teapot TV-marked group, private collection. 
(c50.1,ag49.9) 

B62. Teapot polychrome, Taylor Collection. (bc27.4, 
ba37.1, lgl.4, ag4.4, s29.8) 

B64. Triple shell-salt, Taylor Collection. (bc21 .2, 
ba40.7, lg3.4, ag3.3, al.6, s29.9) 

B66. Sauceboat polychrome, Taylor Collection. 

(bc27.6, ba46.1, ag5.3, s21.0) 

B68. Plate undcrglaze blue, Taylor Collection. 

(bc21.5, ba33.2, lg6.6, ag4.3, g8.4, s26.0) 

B71. Shell stand in the white, private collection. 

(bc22.4, ba39.5, lgl.2, ag!3.2, s23.7) 

B73. ‘R’-marked cup and saucer in the white, private 
collection. (bc24.6, ba38.9, lg4.8, ag7.4, s24.3) 
B79. Tea-canister of the ‘A’-marked class, National 
Gallery of Victoria. (c66.6, a5.8, agl5.6, st 
12 . 0 ) 

B96. Figure of pug dog in the white, private collec¬ 
tion. (bc30.6, ba32.2, Ig 10.2, ag5.4, s2 1.6) 

B97. Covered sugar bowl TV-marked group, Mel¬ 
bourne Cricket Club Museum. (c59.0, ag41 .0) 

Bl 16. Lid to vase belonging to a garniture of vases, 
Hamilton Art Gallery. (bc27.2, ba41.2, ag4.4, 
s27.3) 

B 1 17. Base to vase belonging to a garniture of vases, 
Hamilton Art Gallery. (bc26.8, ba41.2, ag3.5, 
s28.5) 

B11 9. Waster ‘R’ -marked, courtesy of Dr D. Red¬ 
stone. (bc25.0, ba46.9, lg().4, ag5.2, s22.6) 

B128. Figure Ki-Mao-Sao in the white, private col¬ 
lection. (bc21.0, ba52.3, lg0.5, ag7.7, si 8.5) 



